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PUBLISHER’S NOTE. 

After the death of the late Mr. Standage, the pub- 
lishers, who had already issued one of his bopks, 
came into possession of a lot of miscellaneous recipes 
and notes which he had colhnjtc'd, the greater part of 
which concerned the subject of dy('ing and cleaning. 
These had not been [)rop(‘rly reviscnl and were not 
in such form as to be of us(‘; we therefore asked a 
well-known Arneric^an dy('r, Mr. Owen, to revjse them 
for ])ublication. The result finally was that Mr. Owen 
re-wrote the whole, and is n'sponsibk' for the book 
in its present shape; lu' is, indeed, as regards the 
greater part of it, the author. 

in. 




PREFACE. 


In placing before the reader these useful recipes 
and processes it has been necessary to use some terms 
not familiar to everyone, and, therefore, some pages 
arc first taken up with a description and elucidation 
#f such matters as may n^a^onably be supposed to 
need explanation. The different processes are class- 
ified as much as possible, and directions for dyeing 
occupy the first part of the book, while cleaning and 
re-dyeing are treated afterward. Some recipes do 
not admit of exact classification, and spmc are ap- 
plicable to more than one class of materials; but it 
is hoped that by a frequent use of the index, which 
it has been the intention to make fairly complete, 
the user of the book will be able to find V^hat he needs. 

In the renovating of wearing-apparel, cleansing 
and pressing arc all that are usually attempted at 
home; but it is desired to show that more than this 
is practicable. On the subject of renovating by dye- 
ing there is a veri' general lack of l^owledge and 
information; dyers, as a class, being the most secret- 
ive of mortals. A fairly complete account of all the 
ordinary processes practised in the art of dyeing is 
therefore given, and a description of the various 
classes of dyewares in common use; from a perusal 
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of which it is hoped that it may be possible to decide 
not only whether any article of clothing admits of 
re-dyeing, but also what dyewarcs and what method 
of applying them should be used.* A list of a few 
reliable dealers in dyestuffs is given; these were 
selected without the knowl(‘dge of these dealers, and 
it is not intended to cause any prejudice against other 
reputable dealers, of whom there arc many; but it 
^seemed desirable to name a few. The package dye, 
although good, is expensive except for the very 
smallest undertaking. 

Errors and omission.^ there undoubtedly are; but 
in almost all cases the processes and materials have 
been tested by long use by the writer, and if, as is 
intended, the directions are sufficiently explicit, and 
if they are intelligently followed, good results may 
be reasonably expected. 


November, 1908. 


F. A. Owen. 



THE DYEING AND CLEANING OF 
TEXTILE FABRICS. 


Solutij^n. 

Solutions arc fluids, usually water, in which has 
been dissolved an appropriate quantity of any soluble 
substance, or substances, to impart, to it its peculiar 
properties. When any other fluid than water is the 
dissolving medium the solution derives its name from 
the solvent used. Thus with water it is called an 
aqueous solution, with alcohol, a spirit or alcoholic 
solution. An alkaline or acid solution is named 
similarly, and usually has a prefix to* designate the 
acid or alkali used. Neutral solutions arc neither 
acid yor alkaline, though an acid or alkaline solution 
may be made neutral by adding to it acid to just 
combine with the alkali present, or vice versa. A 
saturated solution is so called when^the fluid used 
for the solution has dissolved all that it can hold of 
any substance, i.e., until it will dissolve no more. 
Solids should be crushed or pulverized, to expose the 
largest surface possible to the solvent action of the 
liquid. Substances that in the lump would remain for 
days undissolved, when reduced to powder are lique- 
1 1 



2 


THE DYEING AND CLEANING 


fied in a short time. When a solid; as salt or alum, 
IS placed in a vessel to dissolve, it rests on the bottom. 
The water surrounding it bfeomesi saturated, and, 
being heavier, remains also at the bottom, so that 
the solution proceeds very slowly. By stirring, the 
solution is hastened, but this takes up much time. 
I The best plan is to suspend the salt in a colander or 
basket, or coarse bag, at the surface of the liquid. 
As the particles of water take up the particles of salt 
they become heavier and sink; othei’s take their 
places, dissolve more of salt and sink in their turn; 
so that action is constant and rapid, and always at 
that part of the liquid most capable of dissolving 
things. 


' Precipitation. 

This is quite the opposite of solution. It is the 
method of obtaining solid matter by mixing two 
solutions, or more, of substances containing elemen- 
tary equivalents having a mutual affinity, or chemical 
attraction for each other. The fluid, or reagent, 
added to another to produce a precipitate is called 
the precipitant. Unless otherwise directed, it is best 
to warm a solution about to be precipitated and to 
add the precipitant, gradually stirring all the time, 
with a clean rod of glass or other inert material, until 
a precipitate ceases to form. After standing some 
time to settle (subside), a drop more of the precipitant 
is added to be sure the precipitation is complete; if 
the admixture remains clear and unchanged the re- 
action is complete and the fluid may be poured off (de- 
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canted) from the precipitate, which is filtered if neces- 
sary, washed, and dried. Where the precipitate is 
the chief object pf the process it is usually necessary 
to wash it. Often this may be done by pouring over 
it fresh water, allowing to again subside and pour off 
(decant) as many times as necessary. If the pre- 
cipitate is partly soluble in water more care has to 
be taken, or to wash with some fluid not having a 
solvent action upon it. The fluid left after precipita- 
tion is called the filtrab', and where the process is 

purify a fluid the; precipitate is neglected and the 
‘‘clear’' (filtrate) poured off’ for use. 

Infusion. 

W'hen the principles to be extracted are soluble in 
water, and at the same time but slightly* volatile, 
boiling water is poured on the substance *of which the 
infusion is to be made, the vessel is carefully covered, 
and the whole allowed to remain untouched for some 
minutes, or even hours, according to the greater or 
less solubility and penetrability of the substance, and 
the required strength of the infusion. If an infusion 
is required of dried leaves or flowers, they are first 
moistened with a little boiling water, and a time 
allowed for them to swell and soften before adding 
the rest of the water. Infusions mad^ by adding all 
the water at once, as is frequently practised, are 
deficient in both flavor and perfume. Infusions W 
all vegetable substances that do not exert a very 
powerful action ifpon the human system may be 
made by pouring one pint of water on one ounce of 
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the vegetable matter and allow to macerate for from 

to 1 hour. The ordinary dose of such iubstances 
in infusions is 1 to 2 oz. three or foyr times per day. 
Infusions, like decoctions, are liable to undergo spon- 
taneous decomposition by standing, especially in 
warm weather, when a few hours arc often sufficient 
for their passage into a state of active fermentation; 
they should, therefore, be prepared for use daily, 
as beyond 24 hours they cannot be dependc'd upon. 
Infusions should always be made in vessels that can- 
not be attacked by any^f the substances with whiclj 
they are in contact, and closed sufficiently tight to 
prevent the loss of the most volatile component. 
New tin fills the requirements very well, especially 
if provided with a cover. 

Maceration. 

When an infusion is made without the aid of heat 
it is termed maceration. This takt's a much longer 
time than an* infusion, properly so called; it rarely 
requires less than 7 days, sometimes several weeks. 
In many distillations this method is made use of 
to soften the substance before putting it in the still, 
and to facilitate the extraction of its odorous prin- 
ciple. Tinctures, when made by maceration, should 
be frequently shaken during the process, which 
should be conducted in glass vessels well stoppered. 
Digestion is a prolonged infusion which is usually 
conducted at a medium temperature, between that 
employed ^or an infusion properly so called* and that 
of a maceration. Its object is usually to impregnate 
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alcohol with the principles of a substance which 
would be^but slowly extracted Vithout the aid of 
heat, such as the gun or #ther warm situation. "WhSt- 
ever tfie nature of the vessels' employed, care must 
be taken not to fill them too full, also to cover those 
that are to be placed on the sand bath with a damp 
piece of parchment or paper tied around the top, 
with pin holes pricked in it. If this is neglected the 
expansion and increas('d volume of air or vapor may 
burst it. Moreover, the process is not so well con- 
<Jucted where the vessel is full. 

Decoction. 

Decoctions are solutions of the properties of vege- 
tables obtained by boiling, which is presumed to be 
a more effective method of extracting their prQperties 
than by mere infusion. For making decoctions the 
substances should be well bruised, or reduced to very 
coarse powder, or, if fresh and soft, they should be 
sliced small. In the former case any vej^ fine powder 
or adhering dust should be removed with a sieve, as 
its presence would tend to make the product thick 
and disagreeable, and also more difficult to strain. 
The vessel in which decoctions are made should be 
furnished with an accurately fitting cover, the better 
to exclude the air, and the heat so regulated that the 
fluid may be kept just simmering, or only gently boil- 
ing,* as violent boiling is not only quite unnecessary, 
but absolutely injurious. In every case ^ the liquor 
should be strained while hot, but not bbiling, and 
the best method of doing sp is to employ a fine hair 



6 


THE DYEING AND CLEANING 


sieve, or coarse flannel bag. In general it is found 
that as decoctions cool there is a sediment formed, 
in consequence of the boiling watev dissolving more 
of th(i vegetable matter than it can retain when cold. 
This deposit consists for the most part of the active 
principles of the solution, and should be mingled 
with the clear liquid by agitation when the dec.oction 
is used. It will thus be seen that the common practice 
of leaving the straining or filtration until the li(]uid 
has become cold, and also of rej(;cting the sculinKUit, 
is injurious, and shouldrbe scrupulously avoided, as^ 
however much decoctions so prepared may please 
the eye, they are not only inferior in strength, but, 
in many cases, entirely inert. It may be further 
remarked that long boiling is in no case necessary, 
but should be avoided, esjiecially in decoctions pre- 
pared from aromatic vegetables, or those abounding 
in extractive. Distilled water, or perfectly clean rain 
water, should alone be used for decoctions. Spring 
and riv(?r walin’, from their containing lime, have less 
solvent powers. D(;coctions of vegetables not exert- 
ing a very powerful influence on the human system 
may be made by boiling one ounce of the vegetable 
matter in one pint of water for 10 to 15 minutes. 
The dose of such a decoction is the same as a similar 
infusion, viz., 1-2 oz. 3 or 4 times daily. When the 
medicinal properties of vegetables are volatile, or are 
injured by heat, infusions should be had recourse to, 
in preference to boiling; but when a solution of “the 
fixed constituents alone is sought, decoction is prefer- 
able. In preparing compound decoctions, those in- 
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gredients should be boiled first which least readily 
impart their active principles, and those that most 
readily impart should IP addcnl afterward. In many 
cases it will be projicr simply to infuse the more 
aromatic substances in the hot decoction of the other 
ingredients, by which means their volatile principles 
will be preserved. 


Concentration. 

This is the evaporation of j)ai‘t of a li(|uid in order 
4,0 increases the stnaigth of wiiat n'lnains. ITe o])era- 
tion can only be perfornu'd on solutions of substances 
not volatile to an appn'ciabk^ (‘xtent at tem[xTatures 
at which their solvent boils. Wat(‘r is volatiki at 
all ternpei’atures, hcaice its solutions of substance's 
may almost invariably be concentrated sbmc tem- 
perature without loss 01 * decomposition of the sul> 
stance. Water also boils at very low temperatures 
in a partial vacuum, of which property the? vacuum 
pan in sugar-making is a very gocfl illustration. 
Many of the acids, alkalic's, etc., arc concentrated 
by boiling down or distilling off their water. 

Crystallization. 

Soluble substances arc crystallized Ijy the evapora- 
tion of their saturated solutions. The tendency in 
crystallizing is to eliminate impurities, and is very 
largely practised. Certain salts also will crystallize 
at temperatures at which others in the same solution 
do not, and if the temperature be carefully regulated, 
systematic processes of separation of various bodies 
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in the same solution can be worked out on a large 
scale. The solutions before crystallizing are filtered 
anS decanted or in some waycnecha^iically freed from 
as many impurities, discolorations, slimy deposits, 
etc., as possible. Crystals form also from the gaseous 
state. Crystals always assume a definite and dis- 
tinctive shape, which distinguish certain substances 
from other similar liodies. Metals in a state of fusion 
often form crystals when slowly cooled. 

Decantation. 

« • 

This is the operation of pouring off the clear portion 
of a liquid from its sediment. This is performed by 
gently inclining the vessel, or by means of a siphon. 
When a liquid is set aside to settle for future decanta- 
tion by the first method it is best to use a bell-shaped 
vessel or one provid(‘d with a lip, for convenience in 
pouring, as in decanting from a full vessel with 
straight sides the liquid is apt to flow down the out- 
side of the vessel. This can, however, be obviated by 
holding a glass rod, or a stick, previously wetted with 
the liquid, nearly upright, with one end resting in 
o; suspended over the receptacle into which the* liquid 
is to be decanted; the liquid is poured gently down 
the upper side of the stick, keeping the rim of the 
vessel in contact with it. The liquid will be more 
attracted by the wet stick than the dry side of the 
vessel. If this method be inconvenient, or from -the 
nature of the vessel impossible, a siphon must be 
used. This is a tube of glass or metal bent at an angle 
of about 30°, with one leg or end longer than the other. 
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A piece of India-rubber tubing make^ an excellent 
and easily adjusted siphon for decanting liquids 
that will not affect rubber. The siphon must •be 
first filled with the liquid, then the shorter leg is 
inserted in the liquid, care being taken to keep its 
extremity always below the surface, and the -liquid 
will flow out continuously through the longer leg as 
long as there is any left in the vessel. For decanting, 
caustic liquids, acids, etc., special siphons are con- 
structed that may be filled and adjusted with no fear 
of the person coming in contact with those corrosive 
substances. 

Heat Eegulation. 

In cases where an equable heat has to be sustained 
at, or not to exceed, a certain degree, it is evident 
that an open fire, or flame, would be too vafriable for 
the purpose. To obviate this difficulty, the vessel 
to be heated is placed, immersed, or embedded to a 
convenient depth, in another vessel containing water, 
oil, saline solution, sand, molten metal, etc., as cir- 
cumstances require, to which heat is applied, and 
whose heat can be regulated, if necessary, by the ther- 
mometer. Steam is also applied for this purpose; but, 
of course, requires special apparatus. The baths most 
commonly used are the water bath and^the sand bath. 

The Water Bath. 

This arrangement is used where the heat required 
does not exceed 212° Fahr., and consists of one vessel 
within another, so secured that they cannot come in 
contact at any point below the level of the water 
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which has been introduced to fill the space between 
them. A common double glue-pot is a water bath, 
al^ the common rice-boiler.^ As the temperature of 
water in an opim vc'ssel cannot be incivased above 
its boiling-point, 211^°, a vess(‘l immersed in it can 
ncv(T be heated above that point, and by keeping 
the water boiling, this degree can be steadily main- 
tained. Where other degrees of heat arc reejuisite, 
glycerine and wat(‘r, or ni'arly pure glycerine, may 
be used to raise th(^ boiling-jioint. Also salt in sat- 
urated solutions, aIum,^boj‘ax, oil, or any substanc^ 
whose boiling-point is higher than that of water. 

The Sand Bath. 

An iron or copper dish should be employed for this 
purpose.^ Sufficient river or sea sand, previously 
washed clean and dried, must be i)ut in to completely 
cover the bottom. The vessel to be acted upon is then 
introduced, and the intervening sjiace filled up to the 
desired height with sand, and tlie whole placed over 
an alcohol lamp or a furnace. The size of the blaze is 
l^roportioned to the degree of heat required, and the 
object of the sand bath is to cut off direct communi- 
cation with the fire and to produce a gradual and 
equable heat. 

^ Distillation. 

Distillation consists in vaporizing a liquid in one 
vessel and condensing it in another with suitable pipes 
or other means for conducting the vapors to the 
condensing vessel. The process is used for separating 
a liquid from a solid substance with which it may be 
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mixed; for impregnating a liquid with the volatile 
principle of plants, as in the preparation of eau 
Cologne and other aroma lie sjiirits, and for separating 
a more volatile liciuid from one less so, as alcohol 
from water. Distillation is not, however, confined 
to licjuids, as in simple distillation, but solids may 
be heated under similar conditions, but to far greater 
temperatur(‘S, and th(‘ volatile constitueiils con- 
ducted, cond(Tis(‘d, and parted, by having scvc'ral 
condensing cliambers at different temperatures, grad- 
ifatirig finally to cold at 1 lie exit. Destructive dis- 
tillation and fractional condensing are very largely 
I)ractised with coal and p(‘troleum pioducts, and in 
the distillation of wood in tar works. 

Desiccation. , ' 

The drying-off, or evaporation, of the aqueous por- 
tion of solid bodies. Plants and ch(‘mical preparations 
are deprived of their humidity by exposure to the 
sun’s rays, a current of dry air, an atmosphere ren- 
dered artificially dry by sulphuric ackl, calcium 
chloride, etc., or by the direct application of heat by 
means of the water bath, sand bath, or a common fire. 
Planks and timber are now seasoned, on a large scale, 
in this way, by which a condition may be attained 
in 2 or 3 days which, on the old system of spontaneous 
evaporation, took as many years. 

Granulation. 

The reduction of metals into grains, drops, or coarse 
powder. This is done by pouring them in the melted 
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state into water. The same effect is obtained by 
agitating the molten metal mitil cold in a wooden 
box well chalked inside. Ri many cases the metal 
is allowed to run through holes of a kind of colander 
or sieve to produce minute division; if the drops are 
allowed to fall from a sufficient height they will 
become spherical. In this way lead shot are made. 

Pulverization. 

The reduction of any substance to powder is gen- 
erally performed by pekle and mortar, or on a larger 
scale, by stamping, grinding, or milling. Some soft 
substances, like carbonate of magnesia, carbonate of 
lead, etc., may be pulverized by rubbing through a 
fine sicyc; while many soft substances, such as chalk, 
fuller’s earth, antimony, etc., are pulverized on the 
large scale by elutriation, while others yield only to 
the rasp and file. ^\diichcver way is used, the sub- 
stance must be very dry, and may need artificial 
drying or desiccation. On the other hand, some sub- 
stances, as rice, sago, nux vomica, etc., are often 
soaked in water, or steamed, before being pulverized. 
In some cases some other substance or intermedium 
is introduced to aid in the operation; thus, sugar is 
used in pulverizing civet, musk, nutmeg, and vanilla, 
absorbing the moisture that could not otherwise be 
readily got rid of. The addition of a very small 
quantity of alcohol renders the powdering of camphor 
easy. Gold leaf is pulverized by mixing with carbon- 
ate of potassa and afterv\^ard washing out the potassa 
with water. Fusible metals are reduced to powder 
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by melting and rubbing in a mortar until cold, or by 
violent agitation of the fusion in a box coated with 
chalk or whiting. Glass^ quartz, and silicated stoifes 
require to be heated red-hot and quenched with 
water to make them friable for pulverization. When 
powdering very dusty or costly articles in a mortar, 
it should be covered with a loose skin of leather, 
fastened loosely around the to]) of th(‘ mortar and the 
pestle, to prevent the loss of the dust and possible 
injury to the operator’s lungs. When a substance 
has to be reduced to an impalpable powder, a slab 
and muller arc used. This process is also called por- 
phyrization. 

To Obtain Vegetable Juices by Expression. 

The juices of fresh plants arc obtained by. bruising 
the fresh leaves in a mortar (a mortar of marble is 
best), or in a mill, and cxprcssijjg the juice, which, 
after standing (defecation) for some hours, is cither 
filtered through paper, or its albumin(jus matter is 
coagulated by heat and then strained. Some plants 
require the addition to the crushed m^tss of J its 
quantity of water before pressing. The expression 
of the juice of apples, lemons, oranges, peaches, or 
grapes is facilitated by the addition of some clean 
chopped straw. Grapes, mulberries, ^c.,- are often 
crushed and left from 3 to 7 days to undergo a slight 
fermentation before pressing. A powerful screw press 
is required for this purpose. The preservation of the 
juice of the narcotic plants, and some other vege- 
tables, has assumed considerable interest, from these 
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preparations having been proposed as substitutes foi 
common tinctures. It appears that the juice of young 
jjknts just coming into flower yields only | th( 
amount of extract which may be obtained from the 
same amount of juice exi)ressed from the mature 
j)lant, or wlu'ii the floweTs are fully blown; and the 
strength of the ])ro(luct is always inferior. 4dic leaver 
abne should be pnle^rably emjdoyexi, and should be 
e^.xclusive'ly of the second year’s growth, whe^e the 
f)lants ai‘c biemnials. Allow the juices to remain for 
24 hours in a coed place, th(‘n decant the clear portion, 
add I part by measure of alcohol (90%), agitate, and 
after 24 hours again decant the clear liejuid and filter 
through paper. Kee^ps wedl undeT ordinary ciremm- 
stances. In making a corresponding tincture, to the 
fresh bruiseKl leaves add an e(]ual weight of rectifieel 
spirit (alcoliol), and after maeei’ation for 15 days, 
the whole is [)r(\ssed and the resulting tincture filtered. 
The commencing dose of narcotic juice is about 5 
drops. In {Jie above manner arc jn'epared the pre- 
served juices of aconite, belladonna, colchicum, hem- 
lock, henbane, foxglove, etc. 

To Extract Essential Oil from Wood, Bark, Roots, 
Herbs, Etc. 

0 

Put the material into a bottle and pour over it a 
spoonful of ether; keep in a cool place for a few hours, 
well stoppered, and then fill the bottle with cold 
water; the essential oil will float upon the surface 
and may be easily scpai’ated. 
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Specific Gravity 

is the density of j;he inarf^tcr of which any body is 
composed compared with the density of another 
body, assumed as the standard, or 1,000. This stand- 
ard is pure distilled water for liquids and solids, and 
atmospheric air for gases and vapors. Specific 
gravity, unless otherwise expressed, is always taken 
at 60° Fahr. In most cases, however, it is sufficient 
to note the temperature and to apply a corrective, 
dipending on the known density of water or air at 
the different degrees of the thermometric scale. The 
above plan has been adopted, because the weight of 
an equal bulk of different substances varies greatly. 
Thus, as gold is 19 and silver 10 times heavier than 
water, those numbers, 19 and 10, are said tp represent 
the specific gravity of gold and silver. Alcohol is 
about I as heavy as water, and as the strength of 
spirituous liquor depends upon the amount of alcohol 
it contains, this strength is simply found out by its 
specific gravity, and is indicated by the depth to 
which a little instrument, called a hydrometer, will 
sink in the spirituous liquor. The weaker the spirit- 
uous liquor the less the hydrometer sinks, and vice 
versa, but is always expressed by numbers less than 
1,000, or by decimals less than 1. The lightest of all 
liquids has a specific gravity of O.G, or that of water. 
Common air is about 800 times lighter than water; 
illuminating gas about 2,000; and pure hydrogen 
12,000 times lighter than water. The heaviest sub- 
stance known has about 250,000 times more weight, 
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bulk for bulk, than the lightest. The specific gravity 
0^ solids not soluble in water is found by weighing 
them in air and again immoKsed in water, thus getting 
the weight of the water they displace. Divide the 
weight in the air by the loss of weight in water and 
the result is the specific gravity. If the solid is soluble 
in water, it must be weighed in some liquid in which 
it is not solubk^, and thus determine its specific 
gravity as compared to that liquid, and then multiply 
the result by the specific gravity of that liquid. 
Liquids or gases must be weighed in a bottle of known 
capacity and divide that weight by the weight of an 
equal bulk of water; the quotient is, as before, the 
specific gravity. Powders insoluble in water are 
weighed along with water in a weighing-bottle; the 
bottle will, hold as much less water as the hulk of 
the powder, and the weight of the powder in air 
divided by this loss will give the specific gravity. 
Thus, supposing the bottle to hold 1,000 grains of 
water, 100 grains of emery are introduced, and the 
bottle filled with water; if no water were displaced 
the two should weigh 1,100 grains; they really weigh 
1,070 grains; the difference, 30 grains, is the weight 
of the water displaced: 100 30 =3.333, the specific 
gravity of ernery. 

To Determine the Weight of a Body from its 
Specific Gravity. 

A cubic foot of water weighs about 1,000 ounces; 
hence, to determine the weight of a given bulk of 
any body, the specific gravity of which is known, 
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multiply the cubic contents in feet by 1,000, and this 
by the specific gravity, and the product will be the 
weight in ounces •avoirdupois. 

The Influence of Temperature on Specific Gravity. 

The percentage of absolute alcohol in any spirituous 
liquor may be given by volume or weight, but as 
liquors are s(fid by measure, not weight, it is generally 
preferred to know the percentage by volume; the per 
d^nt by weight remains the stoe at all temperatures, 
but the per cent by volume varies with the tempera- 
ture of the liquid. Many instruments have been 
introduced to determine the quantity of absolute 
alcohol contained in any spirituous liquors, and these 
are known as hydrometers, or alcoholmeters. Hy- 
drometers made by different inventors have come into 
use in different countries, so that it is necessary to 
state always by whose hydrometer the operator was 
working in making any determinations *of this kind. 
Tralles' hydrometer represents xJtt part, of pure or 
absolute alcohol for each of the 100 divisions on its 
scale, at a temperature of 60° Fahr. When the in- 
strument is floated in any spirituous liquor at 60° 
Fahr. it immediately indicates the strength; for 
instance, if in brandy at that temperature it sinks 
to 65°, it shows that 65 parts of the liquor are abso- 
lute alcohol and 35 parts are water. Should it sink 
to 90, it indicates that the liquor is 90 parts, or 90 
per cent in strength. An increase in heat causes 
liquids to expand in volume, and a decrease in heat 
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causes contraction of volume; therefore spirits above 
the normal temperature of 60° Fahr. appear stronger 
than they are, and below 66° they Ure really stronger 
than they appear to be. It is therefore evident that 
the degree's of this hydronK'ter as representing per- 
centages are correct only when the spirit under trial 
has the normal temperature of 60° Fahr. at the 
moment the trial is made. When the temperature 
varies from this normal 60°, the true percentage can 
be ascertained only by a long and tedious calculation. 
To avoid calculation, lables have been prepared by 
the inventors of hydrometers to relieve, as far as 
possible, the difficulties involved in bringing a sample 
liquor to the normal temperature for testing, whereby 
the tests are applied at whatever temperature the 
liquor happens to be, and this carefully noted, and 
the reading of the instrument corrected from the 
tables, either at once or at a more convenient time. 
Proof spirit is | absolute alcohol and pure water 
by volume. Tf it contains more than this percentage 
of alcohol it is above proof, and if less alcohol than J 
by volume it is below proof. Hydrometers are made 
that show at once the proof of a spirituous liquor. 
There are tables provided also, reference to which 
will show, what proof a spirit was from a reading on 
Tralles’ or any other hydrometer, or specific-gravity 
instrument. Tables are also provided whereby, 
knowing the proof or percentage of a given sample 
of liquor, the volume of water to bring it to proof 
is at once given, or if below proof, the yolome of 
alcohol of 90% to bring it up to proof. 
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The Hydrometer. 

• 

This is an inslj-umcnt* made use of to determine 
the amount of a substance in solution in any men- 
struum, usually water. They are made for liquids 
both lighter and heavier than water. Baume’s 
hydrometer is most commonly used, and for liquids 
lighter than water is poised so that the zero of the 
scale is at the bottom of the stem when it is floating 
in a solution of 1 oz. of common salt and 9 oz. of water, 
and the depth to which it sinks in distilled water 
shows the 10th degree; the space between these two 
points being equally divided. In Baume’s hydrom- 
eter for liquids heavier than water the position of the 
fixed points is reversed, for the zero is at the top of 
the stem, and denotes the point to which ‘the hy- 
drometer sinks in distilled water; the 10th degree 
is lower down, and shows the level to which it sinks 
in the saline solution, and the graduation is continued 
downward. This variety of Baume^s •hydrometer, 
when plunged in pure water at 58°, marks zero upon 
its scale; in a solution of 15 per cent of salt and 85 
per cent of water by weight, it marks 15°, so that 
each degree on the scale is meant to indicate a density 
corresponding to the percentage of the salt. The 
temperature at which Baum6’s hydrometer was 
originally adjusted was 54^° Fahr. It is now com- 
monly adjusted at 58 or 60° Fahr.; hence arise the 
discrepancies observable in the published tables of 
the correspondence between degrees of Baum6’s and 
real specific gravities. 
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To Convert Degrees Bauin^ into Specific Gravity. 

*l^or liquids heavier thap wate^*: Subtract the 
degrees Bauine from 145, and divide by 145; the 
(juotient is the specific gravity. 

For liquids lighter than water: Add the degrees 
Baume to 130, and divide it into 140; the quotient 
is the specific gravity. 

To Convert Specific Gravity into Degrees Baum€. 

For liquids heavier than water: Divide the specific 
gravity into 145, and subtract from 145; the remain- 
der is the degr('(is of Baume. 

For liquids lighter than water: Divide the specific 
gravity into 140, and subtract 130; the remainder is 
the degrees of Baume. 

The Art of Fixing Coloring-Matters 

uniformly and ‘‘fast” on silk, cotton, wool, linen, 
etc., is called dyeing. It is a chemical process, and 
the process varies considerably with the different 
fibres mentioned. The fibres, too, have different 
affinities for dyewares, animal fibres far exceeding 
vegetable fibres in this respect with most of the dye- 
wares in use, no matter whence their source. 

c 

The animal fibres in their natural state invariably 
require to be cleansed by washing in water containi^ 
soap and alkali, either potash or soda ash. Cdarse 
wool requires less scouring material than fine, but 
no very definite directions can be given except to 
say that the scouring bath should be kept as near 



130° Fahr. as possible. There should be soap enough 
in the water so that a good suds will form when briskly 
agitated, and alkali sufficient to make the suds ‘'sta»(i 
up.” Unfortunately tlte unavoidable tendency of 
alkaline solutions upon animal fibres is to enfeeble 
them, i.e., they break with less strain than previous 
to cleaning. 

Care in regulating the heat, and in keeping the 
alkali content of the bath at a minimum, just sufficient 
to insure proper cleaning, is essential, or serious 
weakening of the fibre may result; also to avoid pro- 
longed contact with necessaitly pretty strong scour- 
ing-solutions; 20 per cent of the natural strength of 
sheep’s wool is about the average of tensile strength 
lost in the alkali-soap-and-water treatnu^nt as com- 
monly practised in woollen-mills, and often far ex- 
ceeds that. 

The cleaning of sheep’s wool by volatile solvents — 
whereby is meant immersion in gasoline, benzine, 
petroleum ether, carbon disulphide, etc., to remove 
all oily matters, followed by a thorougff dusting, so- 
called willowing — entirely obviates vcr); objection- 
able effects of alkaline scouring. The wool is entirely 
uninjured in strength or color. The strain required 
to break the cloth made from it is very greatly in- 
creased, and the waste in carding and bseakage during 
spinning and weaving very much lessened. Time 
skved from no breaking of warp or filling is consider- 
able; besides, too, all knots thus made must be after- 
ward removed by burling, the burlers often being an 
expensive part of mill help. 
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It seems very strange that so little progress has 
been made along this line. The facts set forth as 
above have been known for some years, but owing to 
the extreme conservatism ^of texfile manufacturers 
and the prejudice and fear entertained regarding the 
use of volatile and inflammable liquids in large bulk 
among people not familiar with them, has so far been 
sufficient to preclude any very extended or persistent 
effort to bring forth a perfected mode of working. 
In the writer’s ojnnion, based upon some quite ex- 
tended experiment and research along this line, one 
tithe of the effort expended upon the perfection of the 
process as now practised for the production of syn- 
thetical colors, as indigo or alizarine, directed to the 
perf(}ction of methods in solvent cleaning of wool, 
would long ago have brought it to a practical every- 
day working basis, and resulted in great saving of 
valuable material, now a menace from the pollution 
of the streams and water-supply. Silk is freed from 
its natural coating by boiling off’’ with rather 
neutral white soap and water. 

Cotton fibres may be, and are, mostly colored 
^‘raw.” Substantive colors dcri\e their name from 
the fact that they impart their tint by simple immer- 
sion of the material to be dyed in their aqueous solu- 
tion at elevated temperatures. Adjective colors 
require the stock to be first prepared, or mordanted, 
which is done by boiling woollen material in a .bath 
of water containing 1 to 4 per cent of potassium bi- 
chromate or sodium bichromate. In ordinary work 
washing after mordanting is not practised. The dyer 
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drains off the mordanting li(|uor, throws out the 
stock, refills the kettle with water and the desired 
dyeware dissolved therein, and proceeds at once to 
dye the stock. Other mordants are used occasionally, 
acetate of iron, alumina, alum, and some other 
chemicals. 

Cotton may be mordanted, ‘Oioiling under"' in a 
bath containing 5 per c('nt of the weight of the cotton 
of tannic acid. The bath is manipulated at the boil 
just sufficient to insun^ its being thoroughly wet 
^and all air (ixpelled, and left to stand till cold, or 
over night. Drain without rinsing and immerse for 
an hour in a cold bath of tartar emetic, rinse well 
with cold wat(T, and it is ready to be dyed. 

Silk is boiled in a decoction of cutch. Gambier 
and catechu are other names for cutch. Cutchine is 
a purified cutch. The strength of th(^ balh is governed 
by the depth of shade finally required. Thirty per 
cent of the weight of the silk is often used where the 
ultimate aim is black. After boiling f^r an hour the 
silk is withdrawn from the cutch bath, squeezed as 
free from liquor as possible, and put at* a simmering 
heat ih a bath of potassium bichromate 1 to 4 per cent 
of the weight of the material. This develops the 
brown of the cutch and at the same time ‘Dixes” 
the bichromate upon the silk. This iffaybe repeated 
several times, adding much weight, even as much as 

the weight of the goods. The silk will now dye 
with decoction of logwood, fustic, or any mordant- 
dyeing dyestuff. Silk in delicate shades is invariably 
dyed on white material, and by what are called the 
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direct-dyeing processes and dyewares, either in acid 
or neutral baths. Linen is dyed by same methods as 
cofton. 

The overchromed colors are coming very prom- 
inently into use. A single boiling only is required, 
and much time and labor saved. The general mode 
of application is, with woollen material, to add the 
required dyewares to a boiling-hot kettle of suitable 
size. The dyewares very quickly dissolve and become 
evenly distributed throughout the boiling kettle. 
The goods are now entered, a gentle boil being kept 
up and the goods handlecl by pole in case of garments 
or loose fibre, or a reel if a long piece of cloth. Some 
acetic acid is added soon after entering the goods. 
Vinegar will answer very well, but would require 
2 pailfuls.for 100 lbs. of material where 5 per cent of 
commercial ffcetic acid is enough. After ^ hour boil- 
ing with the acetic acid, sulphuric acid, sufficient to 
exhaust the bath, is added; 3 to 5 per cent is about 
right, an excess, if not too great, being not objec- 
tionable. After J hour the bath should appear nearly 
or quite exhausted, when 1 to 3 per cent of bichromate 
of potash is added. The bichromate of potash’devel- 
ops the color. The dry bichromate of potash, mixed, 
to increase its bulk and evenness of effect, with about 
an equal bulk* of crystallized Glauber salt, may be 
sprinkled onto loose stock with no fear of doing injury. 
With garments or yarn they may be lifted out and .the 
bichromate of potash dissolved in the bath and goods 
returned for i hour more boiling. If the goods are not 
now dark enough, or of the right shade, they may have 
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additions made to the dye bath, in which case it is 
well to first add 10 per cent of the weight of the goods 
of crystallized Glauber^salt. Many dyers add tliis 
before they start the dyeing at all, in which case if 
the shade comes out right the Glauber salt is the same 
as wasted. If the Glauber salt is not on hand, it is 
usually best to draw off the liquid in which the dyeing 
has been made and start afresh. The goods now take 
color the same as any chrome-mordanted goods. 

With dyewares not familiar to you, notably the 
Jaright blues and greens, it is best to try a small 
quantity, say a J oz., in boiling water. With several 
of these wares it may happen that they will melt 
to a sort of wax, very difficult afterward to get into 
complete solution. In this event they must be first 
dissolved in cold water before adding to the^lye bath. 
In fact it does no harm to stir up all dyc'warcs with 
cold water before adding to a boiling kettle that is 
being got ready for dyeing. Glauber salt is used in 
dyeing for the reason that dyewares ar^ more soluble 
in water containing Glauber salt than they are in 
pure water. The effect in dyeing is tltat the color 
goes 6n to the material more slowly and evenly 
than without it. 

The acid dyeing colors are those that give their 
maximum and true effect by simply boiling the 
material to be dyed in water containing the dye to- 
gether with an acid. Sulphuric acid is most com- 
monly used and Glauber salt equal to 10 per cent of 
the weight of material is added. Sodium bisulphate, 
a very acid salt, is also used, and may satisfactorily 
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replace the sulphuric acid and Glauber salt. Many 
dyers use coiiimercial acetic acid equal to 5 per cent 
of ihe weight of the material. Acetic acid in most 
cases will not exhaust the bath, but it starts the dye- 
ing, slowly and evenly, and then sulphuric acid (com- 
monly called oil of vitriol) or bisulphate of soda is 
added to complete the dyeing. Most of the acid dyes 
may be successfully after-chromed. The shade is 
usually changed th(‘reby, becomes darker, fuller, and 
more resistant to the action of sunlight and all things 
else that tend to fade colors. 

The direct dyeing colors dye in a neutral bath. 
Many of them will dye both animal and vegetable 
fibres to approximately the same shade when boiled 
together in the same dye bath. The mode of operat- 
ing is to prepare the bath at or near the boiling-point. 
In dyeing full pieces of cloth they are usually sewn 
in and run around by the reel until thoroughly wet, 
the temperature being raised in many cases quite to 
the boil. This insures the thorough wetting and 
softening of the goods and partial correction of the 
hardness of t^e water; further effort in that direction 
is often made by addition of sal-soda or ammonia to 
the extent of 2 per cent of the weight of the goods. 
The dyewares have meantime been dissolved in a 
side-tub. The*" steam or source of heat is removed 
and the dye dipped into the feed-box and the cloth 
allowed to run in the dye i hour at 180°-200® Fahr. 
The cotton or vegetable matter contained in the cloth 
dyes better at temperatures below the boiling-point 
and above 180° Fahr. 
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If the material is all of vegetable origin hard boiling 
is carefully avoided. If some animal fibre is present 
the goods must be boileTl, but not longer than abso- 
lutely necessary to ensure their being fully dyed. 
The dyer determines this by inspection. The tend- 
ency of hard boiling is to transfer color from the 
vegetable fibr(‘s to the animal fibre. When it is evi- 
dent that the animal fibre in union goods is fully 
dyed the source of heat is removed and the goods run 
for ] hour more at heat Ix^low the boil with the addi- 
tion of 25 per cent of commbn table salt, best added 
in two or three portions. If the material is all vege- 
table of course the actual boiling, except to wet out 
the material, may be mostly dispensed with and the 
salt can be added earlier in the dyeing. These dye- 
wares are less soluble in water containing salt, and 
therefore its addition causes the bath to exhaust 
more com{)letely. The penetration and evenness is 
exceptionally good. The dealers in dyewares sell 
]-lb. tins of all the powder dyes on the market; the 
price is easily within the reach of everyone. They 
furnish gi’atis full instructions for using their wares. 
The householder who procures a few pounds each of 
red, yellow, and blue, and a 5-lb. tin of black for union 
goods will, after a little practice, find.theyn a source 
of pleasure as well as profit. Bichromate of potash 
keeps perfectly and can be readily obtained from most 
druggists. The price by barrel lots is about 8c. per lb. 
The stronger ammonia (commercial purity) is 4 cents 
per lb. in carboys. Household ammonia is 1 part 

!_ 1 A 
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Sulphuric acid (commercial purity) costs about 
1 cent per lb. in carboys. For use it is safer to have 
it reduced, 1 part acid to 4 parts waler. Always pour 
the acid into the water, and never the water into the 
acid. The union of sulphuric acid (oil of vitriol) 
with water produces much heating of the mixture. 
If the water should be poured without agitation upon 
the sulphuric acid, it being much lighter in weight 
than the acid, may float upon it. At the line of con- 
tact sufficient heat may develop to cause an ex- 
plosion. Sulphuric acid, if added without dilution 
to hot water, produces a violent explosion at once. 
Strong sulphuric acid is violently corrosive, but not 
poisonous. Sufficiently dilute, it tastes pleasantly, 
and is not injurious. Oxalic acid is a white crystal- 
line substance, is poisonous, and used largely in dye- 
ing along with bichromate of potash as a mordant, 
f as much oxalic acid as bichromate. It does not at- 
tack in dilute solution cotton materials. Sulphuric 
acid ever so dilute, if spattered or spilled upon cotton 
cloth and avowed to dry, makes a hole. Therefore if 
such an accident occurs, at once apply dilute ammonia 
liberally. The ammonia is completely volatile at 
ordinary temperatures, and therefore harmless ex- 
cept to mucous surfaces, as the eyes or mouth. 

Carbonizing. 

In this connection it may be interesting to note 
that this property of sulphuric acid has a very exten- 
sive and useful application in the removal of vegetable 
matters from woollen material. Wool comes to mar- 
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ket frequently just loaded down with burrs, chaff, and 
hayseed. Tailor’s clips and old garments come^to 
the shoddy-inanufacturcr with all accidental and in- 
tentional mixtures of cotton and cotton thread. Also 
the manufacturer of all-wool goods finds that even 
after the most scrupulous care to exclude vegetable 
matters and cotton from his goods, there is still a 
certain quantity that gets into them and shows up 
as specks. 

These objectionable matters are all cheaply and 
expeditiously removed by simply soaking the wool 
rags, shoddy, or cloth in a 5 to 7° Baume solution of 
sulphuric acid (oil of vitriol), removing as much of 
the ‘‘soak” liquor as possible by draining, centrifugal 
force (hydro-extracting), or squeeze-rolls. Then the 
material is dried and finally baked in an oven or in 
some way heated to 220 to 230‘^ Fahr. for half an hour. 
The result is that cotton and vegetable matters turn 
black (burnt), and friction and rubbing in any way 
causes them to crumble and fall out tis dust. The 
deleterious action upon the wool fibre is not very 
pronounced if the process is expeditiously carried out, 
and the material or cloth promptly rinsed and neutral- 
ized after rinsing with an alkali— usually sal-soda or 
soda ash. In case the acid becomes spattered or 
spilled on woollen materials, especially ‘ if colored 
with vegetable dyes, as logwood, fustic, etc., the 
color is sure to be affected in shade if the acid is 
allowed to dry on the goods; therefore apply ammonia 
to them. Some caution should be exercised in this 
case, as where the goods are acid-dyed the color is 



30 


THE DYEING AND CLEANING 


removable to greater or less extent by ammonia. It 
follows then that a much or unevenly f ach'd cloth or 
garment of wool or silk that has been acid-dyed may 
have the color removed by boiling the goods in a bath 
containing ammonia. It is also a fact that the same 
coloring-matter that has been removed (stripped) 
can be re-applied to the goods, thereby restoring 
them to nearly their original shade by simply making 
the bath acid and returning the goods and boiling. 
Sulphuric acid is most used, but oxalic, muriatic, and 
in some cases acetic acid will do the work. It is 
erroneously stated that boiling woollen cloths in am- 
monia is injurious to the goods. This is true if carried 
to extremes, but practically is not to be considerc'd, 
if any moderation at all is practised. Woollcm cloths 
can be boiled in clear water until tcndercHl, but, as 
with ammonia, it takes a long time, a whole day, or 
even more. With white goods of any kind the boiling 
with ammonia is a good medhod of cleansing, espe- 
cially if the goods are looked over first and any spots 
or stains treated according to their nature with soap, 
or a drop of ‘oil and then soap, if of an oily nature; 
fruit- and grass-stains with chlorine water or cau de 
javelle; muriatic or oxalic acid in case of rust. A 
very powerful, and in skilful hands, a good spot- 
remover, is equal parts powdered bichromate of potash 
and oxalic acid. Damp the spot, apply the mixture 
and a drop or two of water ; rinse at once, when the 
stain seems to 1|3 out. Care is to be used that the 
spot is not whiter than the rest. It is often very 
difficult to tellTiy inspection whether there is any cot- 
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ton in woollen or silk goods. This matter can be 
settled, and also the percentage of admixture deter- 
mined at one operation. ^Procure some caustic soda, 
or caustic potash, no matter which. Weigh out 100 
grains of the suspected cloth; put it in an earthen- 
ware dish of suitable size, a tea-cup or small bowl 
will answer very well. The caustic need not be 
weighed, but use plenty of it. It is laid in the dish 
along with the sample to be tested. Boiling water 
in a thin stream is turned upon them. The caustic 
unites vigorously with the water and it boils up quite 
briskly. Have a glass rod, a piece of iron wire, 
or a clean, smooth piece of wood to stir up the con- 
tents of the dish. In 5 minutes the whole of the wool 
or silk is dissolved, or formed into a sort of soap 
that will wash out. Often a complete fabric will 
remain, and often only some loose threads or fibres. 
Collect all that remain by straining or otherwise, 
wash thoroughly, dry, and weigh. The weight gives 
the percentage of cotton direct. For ^he purposes 
of the dyer it is not necessary that he know the 
percentage of cotton and wool in aity mixture 
very accurately. If the cotton is 10 per cent and 
under 50 per cent would be as close as necessary to 
know. 

It is never possible to tell exactly wh5t wares have 
been used in the dyeing of materials purchased for 
wear-; therefore a prudent way is to try a bit of it 
before going on with the whole piece. ^In the case of 
the average householder it is expected that the mate- 
rial to be dyed will be somewhat used. Will be soiled 
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and faded, and too that it will be soiled and faded 
unevenly. It is expected also that the materials 
may shrink, and will be surg to do so unless care is 
taken to reduce the tendency to shrink by all means 
possible. It will be found that woollen and silk 
articles have been sewed with cotton thread, that 
there is cotton mixed with them in their manufacture, 
and also that minute bits of vegetable matter are 
scattered through them and will appear after dyeing 
as specks. Unless means are provided to cover these 
intentional or accidental admixtures, the work of 
redyeing will be more or less unsatisfactory. Dyeing 
and redyeing undertaken at home is apt to be in too 
small a kettle, the operator has other things on hand 
to do, and does not give undivided attention to his 
or her dye-kettle, the heat is so applied that if the 
goods are not constantly stirred they settle against 
the side or bottom of the kettle, and local heating 
causes a spot darker than the rest. If a garment is 
being redyed<,,to be used again in its present form, 
do not rip it in any part. If the buttons are such as 
to be injured by boiling, take them off. A garment to 
be made over should have tucks and plaits ‘let put. 
Hemmed edges in many cases may be left to prevent 
raveling. Look over the job carefully before you 
begin that ail the requirements of the case are ^ 
known so that a union dye, or whatever is likely to 
give the best and most expeditious results may be 
selected. 

Wooden dye-kettles heated by steam, with a false 
bottom to keep materials away from the source of < 
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heat, are usually to be preferred, especially for dyes 
where the bath is expected to (exhaust. In cotton 
dyeing where tho depth •of shade depends upon the 
concentration of the bath rather than upon the per- 
centage of dyeware used, a jacketed copper kettle 
is best. For domestic purposes a copper wash- 
boiler is about the best thing available, and if not 
crowded with materials, and well stirred all the 
time while over the fire, should give satisfactory 
results. 

• Woollen articles should n»t be taken from a hot 
bath and plunged into cold water. They should, of 
course, be rinsed after dyeing, and in many cases 
should be scoured. The cloth on coming from the 
dye-bath should be aired to cool it. If the article 
is too large to handle in that way, cold water may be 
added to the kettle to cool it down after the dyeing 
is complete. 

A full piece of cloth is tentered. By tentering is 
meant stretching it from list to list upoif tenterhooks 
set a standard width apart; with odd-shaped pieces 
of cloth and garments this is not so easy to do. Still 
if before dyeing the garment is laid upon some flat 
surface and its outline marked out rather larger than 
true size, the garment can, after dyeing, be pinned 
or in some way fastened out until dry. Make it by 
stretching fully larger than before dyeing, as it will 
retract some when taken up and during the operation 
of pressing. Dry the garment fully before proceeding 
to repair or press it. 

' Black is composed in dyeing principally of blue, 
3 
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to which is added some yellow and red to give it any 
required tone. 

Blue is shaded in the same way as black. 

Brown is composed in large part of red, and is 
toned by addition of considerable yellow and a little 
blue. 

Green is composed principally of blue and yellow; 
slight additions of red are used, and darken the shade 
very fast. 

Purple and lavender are composed of red and blue 
and either may predominate. 

Orange is composed of yellow and red, and by 
addition of some blue shades rapidly toward olive. 

Wine color is red principally, with very little of 
yellow and some yV part of blue. 

Marodn is brown in tone, while red is very much 
in preponderance. 

Grays arc, like all colors, composed of the primary 
colors red, yellow, and blue. In practice it is easier 
as a rule to 'combine a green dye with a brown and 
black, shading at the last with yellow if necessary. 

Slates arc bluish gray and may have a cast toward 
brown. 

Tan color means different things to different people, 
but is generally accepted to mean a light yellowish 
brown. 

Scarlet is a red shaded with yellow. 

Of comparatively recent introduction are* the 
strippines. These are usually white powders, soluble 
in acidulated water with the aid of heat. Each 
manufacturer puts out one, and they are all for the 
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same purpose, namely, to remove coloring matter 
from fabrics. ^ 

From uninorda^nted ^)ods, wool, or cotton, the 
color is (mtirely removed, the goods coming out 
nearly white. With mordanted goods more or less 
color remains, very thin to be sure, but far from 
white. This does not, however, stand in the way of 
redyeing most shades of blue, brown, green, or quite 
full shades of any color. Up to 20 per cent of the 
weight of the goods may be used of strippine dissolved 
ki its prop(T solvent and addqjl to the bath and boiled 
for some time. The writer prefers to add the dry 
strippine (or color-discharge under any name) along 
with the goods in the bath, and after working them 
about until it is well incorporated and the bath appears 
uniformly of a milky color, then add ^the* acid in 
properly diluted condition in small portions gradually 
during the heating and boiling. If any doubt exists 
as to whether the bath at the end of the boiling is 
acid, add another portion of acid, as tiie maximum 
rcvsult of tlu^ operation is obtained only when the 
bath is finally made of acid reaction. Tfie cloth, or 
stock, (foes not appear to be sensibly injured. It does 
not do to apply strippine to any part of a cloth and 
afterward put the whole into the kettle and boil with 
solution of strippine. The parts so treate(J will then 
come up much more affected by the treatment than 
the rest of the goods, and it is quite a difficult matter 
to get the gcxxls again level. This material is mych 
used by garment dyers, to get rid of the original color 
before attempting to dye the shade wanted by their 
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customers, especially where the garment has fade( 
unequally. On cotton and linen goods it is not S( 
rapid in many cases as chlopnc or t)leaching powder 
but there is less risk of “tendering” the goods. Oi 
woollens chlorine is not admissible for this purpose 
as it tenders the goods and attacks the mordant. 

Union dyes are at present, and probably will con 
tinue to be, of more general adaptation to the reno 
vating of garments than any other class of dyewares 
They are often mixtures of direct-dyeing cotton colon 
with neutral wool cohi;^, and again they are of ui| 
mixed composition. For the purposes of this worl 
their composition is not material, but for larg( 
manufacturing establishments it is cheaper, as a rule 
to buy all dyewares separate and make their owr 
mixtures to suit requirements. Union dyes as put uj 
being based on the supposition that half wools ar( 
to be dyed, hence it is easy to see that in case of bui 
10 per cent of wool being present in a fabric, a large 
part of the dye in a union dye mixture would be prac- 
tically useless. The same would hold true if the per- 
centage of cotton were small with another case, anc 
a loss of the cotton-dyeing material must result. Stil 
in practice to meet all requirements it is about as 
good as can be had. Percentages of cotton usually 
fall much below 50 per cent, but cotton is much more 
difficult to bring to any given depth of color than 
wool, and it is well to have the preponderance* in a 
union dye mixture on the dyeware for cotton. Full 
directions are given later for union dyeing. The soui 
dyes are next in importance for wool and silk ma- 
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terials. As a rule they stain cotton very little, if at all, 
and very pretty effects are produced from wcavyig 
cotton and wool^ together and sour-dyeing the wool 
afterward. The cotton is either put in white, or may 
be colored any desired shade to contrast with the 
contemplated wool color. This is called cross-dyeing. 
Very bright and beautiful shades of color are pro- 
duceable by these dyes, and are very suitable for 
ribbons and light-weight garments for women and 
children, stockings, etc. Some formulae and full 
directions for working thesg dyes are given under 
Sour Dyes. Where the material to be dyed is entirely 
of cotton is the next most usual and important form 
of household renovating of garments and materials, 
and is treated in similar manner, and some formulae 
given as a guide. The others, viz., the after*chromed 
and regular mordanted colors, arc given, not in their 
order of importance, but in the order of the frequency 
with which they are likely to occur to the amateur 
renovator of garments. It will be seen ihat redyeing 
of woollen materials presupposes, especially with 
men’s wear, that one or the other of these dyes has 
been first used; and, therefore, a mordant is already 
in the goods which is permanent, and no matter how 
many times redyed or treated in cleansing, is always 
present to receive more dye. The sour d^es can be 
l)ut on top of a mordant, if desired ; they are in most 
instances less bright, but much ‘‘ faster.” Union dyes 
as a rule go on just as well where a garment was 
originally ‘‘ chromed ” in dyeing, a little less attention 
to boiling sufficient to insure the wool getting fully 
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dyed, as directed under that head, being necessary. 
Sulphur colors and developed colors are not treated, 
as they are not fit for the pijrposes' this work. The 
alkali colors for woollens and silks are good, and to be 
recommended. 


Union Dyes. 

These are so called from their property of dyeing 
animal and vegetable colors approximately the same 
shade in the same bath. Goods that arc made up of 
a mixture of animal ar^d vegetable fibres are called 
union goods. When in doubt as to whether a certain 
piece of cloth is union goods, boil a very small piece 
with strong caustic soda or potash solution ; the wool 
dissolves readily, leaving the cotton intact. Where 
the percentage of wool is small the sample may be 
wet thoroughly in a Baumc solution of sulphuric 
acid, wrung out thoroughly, and dried at about 230° 
Fahr. The cotton is thereby destroyed, leaving the 
wool. The caustic soda or potash gives the quickest 
results, and is to be generally preferred. To apply the 
union dyes ‘the general mode is very simple, and the 
results satisfactory, and they can be obtained in all 
colors, shades, and modes. The appended formula 
presuppose light-colored or white goods to be dyed. 
The remai’ks previously made about the effect on the 
redyed shade of color already in the goods applies 
equally here. Also the mordant, if any, will haVe its 
effect. At any rate, have the goods clean and remove 
old, unevenly faded colors where practicable. The 
bath is made up by dissolving the dyestuff directly 
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in the bath by boiling up for a few minutes, or the 
dye is boiled in a side-tub and then added to the bath. 

No additions of assistants need to be made to tlie 

• , * 

bath before entering the goods. They are worked 
below the boil J hour to dye the vegetable fibres, 
then boiled to dye the woollen or animal fibre, and 
worked again below the boil with addition of com- 
mon salt or Glauber salt, which need not be previously 
dissolved, but sprinkk'd din^ctly into the bath. These 
dir(‘ctions should be sufficient to guide anyone in the 
ilyeing of a plain red, yellow, blue, black, etc. A 
light drab will result from using 
of a per cent Black, 
of a i)er cent Orange. 
yVff of a per cent Yellow. 

Dark Diiab. 
of a per cent Black, 
of a per cent Orange. 
yVV ^ per cent Yellow. 

A Light Sage. 
yVV of a per cent Black. 
tVtf of a per cent Yellow with a reddish tone. 

A Dark Sage. 
lj\ of a per cent Black. , 

of a per cent Yellow with a reddish tone. 

Light Reddish Brown. 
j\ of a per cent Red, not too light. 

of a per cent Orange, 
yV of a per cent Black. 
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Dark Red Brown. 

2} per cent Red. 

2J per cent Orange* 

J per cent Black. 

Light Brownish Slate. 
of a per cent Black. 
i to yV ^ Orange, 

of a per cent Yellow. 

Medium Dark Brownish Slate, 
of a per cent Black. 
yY of a per cent Orange. 
jiff of a per cent Yellow. 

Light Bluish Slate. 
of a per cent Black. 
jiff of a per cent Orange. 

Dark Bluish Slate. 
ly\ of a per cent Black. 
y’V of a per cent Orange. 

•Light Yellow Brown. 

-yV of a per cent Black. 
r^ff of a per cent Orange. 

of a per cent Yellow. 

Medium Dark Yellow Brown. 
pV of a per cent Black. 

2J per cent Orange. 

Light Buff. 
yV of a per cent Black. 

of a per cent Orange. 
ji-^ of a per cent Yellow. 
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Medium Dark Buff. 
of a per cent Black, 
of a per cc»t Orange, 
of a per cent Yellow. 

A Light Olive of Grayish Cast, 
y^tt of a per cent Black. 
yVV 0^ ^ cent bright Yellow. 

of a per cent bright Orange. 
yI of a per cent reddish Blue. 

Dark Oj^ive. 
yV of a per cent Black. 

/y of a per cent bright Yellow. 
y\ of a per cent Orange, 
of a per cent reddish Blue. 

Light Green. 
yV of a per cent Blue. 
yI^ of a per cent Yellow. 

Any multiple of these formula may# be used, and 
proportions varied ad infinitum. The weight of the 
dry cloth or fibre is always taken as the unit of weight, 
or 100 per cent. 

These wares are all substantive cotton dyes, but 
possess the property to dye wool at some temperature 
higher than that required to dye the cofton. The 
skill and judgment required to successfully dye union 
goods consists largely in correctly regulating the heat 
during the operation. Common table salt or Glauber 
salt is used along with the dye-bath to cause the dye to 
be more fully taken up by the goods, i.e., to exhaust. 
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Black in small per cents is blue, and therefore can 
used in combinations where brilliancy is not the 
aim. Buy, therefore, blacl^: lightrblue, which, plus 
black, is dark blue; orange, which is equivalent to 
red and yellow ; yellow, red in two shades— yellowish 
and bluish — which, used in conjunction, gives any 
shade of red, maroon, wine, etc. 

Where particular fastness is required the union 
goods may be dyed twice. The wool or animal fibre 
contained may be first dyed either by the mordanted 
method, the ovcr-chr^rned method, or acid and 
Glauber salt method. The shade is brought out 
rather thin, as it will usually and unavoidably fill 
up to some extent while dyeing the vegetable matters. 
Where the vegetable matter is but a very small por- 
tion of the ^material ^^speck dyeing” is resorted to. 
The old and still much used speck dye is made from 
extract of logwood, soda ash, and blue vitriol. 

44 lbs. extract of logwood 1 
16 lbs*! soda ash I =50 gall, speck 

8 lbs. blue vitriol J dye. 

The logwood and soda ash are boiled together in i 
bbl. of water for some time. The blue vitriol may be 
added dry or in solution ; in either case the boiling 
is to be niaintained, and the blue vitriol is cautiously 
added, the boiling being continued until frothing 
ceases. The speck dye, when cold, is ready for use. 
Sufficient quantity of it is added to cold water, 
sufficient in which to work the goods, keeping the 
bath as small as consistent with even and thorough 
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working of the goods. In no case can this speck dye 
be used hot until after the speck dyeing is doi^; 
then if it is necessary t4> darken the main body of 
the goods, the heat may be cautiously raised. Avoid 
dashing the speck dye upon the cloth in getting ready 
the bath; best prepare the bath where practicable, 
and enter the goods later. Old black woollen goods 
boiled up with this speck dye are freshened and im- 
proved. The dealers in dyewares sell a speck dye — 
cold black, etc. — that is also very good and used 
ki practically the same way. • It is always well to try 
a small portion of the goods in a small way, that 
accidents and disappointments be avoided. 

The Alkali Colors. 

So called because they give their cqlor*base to 
woollen materials in a bath containing an alkali, 
usually sal-soda, equal to about 2 to 3 per cent of the 
goods being dyed. The dyestuff and sal-soda are 
dissolved in the batli and the goods bt)iled therein. 
A separate small clipping of the material is often 
attached to the goods in such manner that it can be 
readily removed from time to time and dipped in a 
bowl of acidulated water, which develops the color. 
When it is decided that enough color^has been ab- 
sorbed by the main bulk of the goods, the whole is 
acidulated same as the sample, either in a fresh bath 
or the same bath. In a fresh bath the color comes 
out somewhat lighter and there is less danger of un- 
even results. 

Nicholson blue in various brands is the best known 
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of the series, and gives a very bright, serviceable color. 

fe^lkali violet may be used in conjunction with Nichol- 
son blue, or alone; either is ajeplied ae above indicated. 

The color base from these dyeings can never be 
wholly removed by boiling with ammonia or other 
alkaline solutions. Greasy and sweaty garments may 
be dyed pretty successfully, without previously 
cleaning, with these dyes, especially if a dark, full 
color is required, and care is taken to boil and work 
the goods in the bath before the addition of the dye- 
ware. Then lift out the goods and stock the bath 
as before stated. These dyes are useful in small 
quantities for shading purposes, with union dyes, 
provided there is used some acetic acid in the rinsing 
bath, but this is of more interest to the professional 
dyer tha^n tp those for whom this is intended. 

There is little, if any, color or stain apparent before 
acidulating these colors. They are one instance of 
the developed colors, but are entirely distinct and 
apart from Kie diazotized and developed colors for 
cotton, which give a fugitive color before diazotizing 
with sodium nitrite and developing with betanaphthol, 
etc., sold under the name of Developer A, F,andC. Sul- 
phur dyes are simpler of application and quite as solid. 
The following are reputable dealers in dyewares : 

A. Klipstem & Co,, 122 Pearl St., New York City, 

BRANCHES AT 

Boston, Mass. Chicago, 111. 

Providence, R. I. Hamilton, Canada. 

Philadelphia, Pa, Montreal^ Canada, 
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A. Metz & Co., 122 Hudson St., New York City. 

BRANCHES AT 

Boston, Mass. * * Philadelphia, Pa. 

Providence, R. 1. Charlotte, N. C. 

Atlanta, Ga. Chicago, 111. 

San Francisco, Cal. Montreal, Canada. 

Toronto, Canada. Hamburg, Germany. 

Farhenfabriken of Elherfeld Co., 117 Hudson SL, 
New York City. 

BRANCHES AT 

Boston, Mass., 32 India St. Philadelphia, Pa., 9-11 
Providence, R. I., 27 Pine St. Water St. 

Charlotte, N. C., 509-513 Chicago, 111., 133 East 
Trust Bldg. Kinzie St. ^ • 

Toronto, Canada, 14 Front St. 

Badische Co., 128 Duane St., New York City. 

BRANCHES AT 

Boston, Mass., 86 Federal Providence, R#I., 80 So. 

St. • Water St. 

Philadelphia, Pa., 238 Arch Montreal, Canada, 6 Le- 
St. moine St. 

Chicago, 111., 228 Randolph St. 

Kalle (& Co., 530-536 Canal St, New York City. 

BRANCHES AT 

Boston, Mass. Providence, R. L 

Philadelphia, Pa. Greensboro, N. C. 
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Sour Dyes. 

These are very simple in application. Each dealer 
mentioned in this work can furnish these dyes here 
mentioned, or one equal in every respect. The bath 
is made up with the requisite amount of dyeware, 
usually boiled up in the bottom of the kettle together 
with 10 to 20 per cent of Glauber salt. The kettle 
is then filled up with cold water, thus bringing its 
temperature down to 130° to 170° Fahr. The acid, 
properly diluted, is added, the whole stirred up, aqd 
the goods are then entered, and after working 15 
minutes the liquor is again brought to the boil, work- 
ing all the time; ^ to J hour boiling is usually suffi- 
cient. They are bright, and resist action of wear, 
washingcand sunlight sufficiently well for the purpose 
of ladies’ dress goods, ribbons, stockings, carpet-ragg, 
knitting-yarn, etc., and may be had in all colors and 
shades, and are for woollen, worsted, or silk goods only. 
The formulae here given are each for 100 lbs. of woollen 
material; silk or silk-mixed goods can be dyed, of 
course. Silk takes more concentrated baths and 
larger percentage of dyeware than wool as a* rule. 

Canary Yellow. 

No. 1 : ‘ 1 to 3 per cent of chinoline yellow 0. The 
letter 0 brand gives a very clear canary yellow. The 
letter S brand gives more of an orange cast of canary. 
(H. A. Metz & Co.) 

No. 2: 1 to 3 per cent of fast light yellow 2 G. 
(Farbenfabriken of Elberfeld Co.). 
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Full Yellow. 

I to 2 per cent Indian yellow, tartrazine, naphthol 
yellow S (Farbenjabriken Elbcrfeld). These wares 
dye both silk and wool. 

Magenta. 

Also called rosein, fuchsine, aniline red. This 
color is soluble in alcohol and to some extent in water, 
so that a dye bath may be prepared directly from the 
crystals. It will “ tar’’ if the water is too hot. When 
niaking the solution it is well to filter the solution or 
pour through cloth or strainer; oz. of the crystals 
should give a fair shade to 10 lbs. of wool. The bath 
is neutral usually. \ little soap in the bath brightens 
the shade at the expense somewhat of its fastness. 
Magenta is applied to silk and wool by entering the 
goods in the bath at 170°-180° Fahr., afid handled 
rapidly to prevent uneven drying; J hour will com- 
plete the dyeing. 

Cotton is first prepared by steeping over night in 
a 10-per-cent solution of sumac, or 5 per cent tannic 
acid for some time or over night. Wring out and dye 
in same 'manner as wool or silk. 

. A brighter shade on cotton as follows : For 10 lbs. 
cotton, 1 oz. soap and 5 oz. olive oil are made into an 
emulsion in hot water and cooled to 9(f Fahr. The 
cotton is worked in this for 10 minutes. In another 
bath lb. sumac and 2 ozs. tin crystals are prepared 
and the cotton worked in this for some time, wrung 
out, and dyed in a hot bath of magenta and pure 
water. 
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Magenta Liquor. 

. Dissolve 1 lb. magenta crystals in 2} gallons alcohol 
.8200 specific gravity; a ij-galloiirtin is convenient. 
Add 2i gall, hot water, strain if necessary. In water 
at 180° Fahr., say 1 gall., a tablespoonful of magenta 
liquor will dye a pair of stockings or a broad and long 
ribbon very nicely. Magenta liquor from which the 
alcohol has been expelled by a gentle heat and a little 
gum arabic water added is good magenta ink. Acid 
magenta is a different product. Acid magenta is 
freely soluble in water^.and dyes in an acid bath. , 

Orange. 

J to 3 per cent orange R, orange G, or orange R R 
or brilliant orange R, brilliant orange 0 (all of Metz) ; 
croceine orange R, mandarine G, orange R 0, orange 
B B (Farbenfabriken of Elbcrfeld Co.). 

Scarlet. 

I to 3 per cent scarlet R, R R, 3 R, 4 R~6 R (H. A. 
Metz & Co.). These are bluish scarlets. Scarlet R, 
from Farbenfabriken of Elberfeld Co., is a yellowish 
scarlet. 

Red. 

1 to 3 per cent of fast red B or G (Badische Co.), 
fast red E-A, the ponceaus R to 4 R, new red R to 5 
R, acid magenta B (Farbenfabriken of Elberfeld Co.). 

Rose or Pink. 

i to 1 per cent of rhodamine B or G, eosine, fuch- 
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Rose Running Toward Violet. 

i to 1 per cenf acid ritagenta G, phloxine B, rose 
bengal. 

Violet. 

J to 2 per cent acid violet 7 B N, N, 5 B F are bluish 
violets. Acid violet 3 R A, 4 R S, and violet R con- 
centrated, arc red violets. 


Blue. 

^ to 3 per cent of any of the patent blues give a 
greenish blue in A brands, shading toward reddish 
blues in letters further down the alphabet. 

Full Blues (Sour Dyes). 

No. 1: 3 per cent acid violet 6 BN-I 0 B or any 
acid violet, 1 per cent acid black, yV P^r cent acid 
yellow. 

No. 2: 4 per cent of either of these, separately, or 
in conjunction: patent marine blue L E, greenish, azo 
acid blue B, patented, reddish, victoria Violet 4 B S 
8 B S, patented (all of Metz) ; Alizarine blue B R 3 G, 
azo acid blue 6 B, cashmere blue T G extra, victoria 
navy blue B or D K (all of Farbenfabriken of Elber- 
feld Co.) • • 

Black. 

6 per cent of either of these, separately, or in con- 
junction; acid black No. 3 (Klipstein), acid black 
8 B, 4 B L, F L, cashmere black B. 3 B N, T N, 
naphthaline acid black 4 B, naphthalymine black 4 B, 
4 
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4 B K, 6 B S (Farbenfabriken of Elbcrfe)d Co.), acid 
alizarine blacks from any source. 

Wool black 4 B, GB, 4'B F, and B, wool black 
4 B L, 4 B F L, N B, N 2 B, N 4 B, N 5 B, N G, wool 
black W, 4 B W, B S W, R S W, acid black B, 
chromate black T, T B, G B, 4 B (B(‘rlin Anilin 
Works). 

The dealers have various shades of the same color, 
which they designate by letters, or numbers, and 
sometimes both, thus acFl violet would mean a violet 
that dyed in an acid tiath; the G B N, 10 B, etc., 
would indicate a certain gi'ade and shade. Order 
always by the full designation. 

Direct Cotton Dyes. 

The substantive cotton dyes, or direct-dyeing colors, 
are meant. The adjective cotton dyes, or those re- 
quiring tannin to be applied and fixed with antimony 
salt or some assistant added to the bath, need not be 
considered. Sulphur colors are so called because they 
are not soluble in water, but require caustic soda and 
bisulphide of soda added to the bath, and lasMy com- 
mon salt in large percentage to cause proper exhaus- 
tion of the bath. These are the most solid of all 
cotton colors/ with the possible exception of indigo, 
and aniline black of the diazotized and developed 
colors, which, together with the sulphur colors,* are 
not applicable to renovating work. The sulphur 
colors arc, unfortunately, injuriously affected by 
metals, and therefore mostly restricted to where 
wood dye vessels can be had. They also tend to spot 
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if exposed to the air unevenly during the dyeing 
operation. 

For household purposes the substantive dyes ate 
(|uite sufficient. ‘They jre extremely simple of ap- 
plication and quite fast enough for ordinary purposes. 
They may be obtained of all dealers in almost endless 
variety of red, blue, yellow, black, brown, etc. They 
almost without exception will work together to pro- 
duce any shade re(|uired. The bath usually does not 
exhaust, and where successiv(‘ dy(‘ings arc to be made 
of the sanies color, a saving is mach^ by keej)ing a 
‘•standing bath.” Alkalies fsoda ash, sal-soda) are 
often used, especially on raw cotton, to soften and 
remove tlu' resinous mattei* from the fibre. Cotton 
in its natural state has about 2 p(T cent of resinous 
matter. The alkali is added along with the dycwarc 
to the bath. Common salt is usually addecl to the 
bath, and sometimes, improperly, along with the dye- 
stuff, the writer prefers to sprinkle on the salt after 
“boiling under” the cotton, and after boiling a time 
to insure the cotton being thoroughly wetted, and air 
bubbles expelled. After-treatment with copperas, 
bluestone, bichromate of potash, etc., usually changes 
the shade somewhat, but, where fastness is especially 
desired, may be profitably practised. Some acetic 
acid is usually added along with the saddening. 

The following formula' are given as a guide to a 
variety of useful shades of color. Where a plain red, 
yellow, blue, or black is wanted, the reader should be 
able to procure a suitable color from the dealer. 
All dealers, too, sell brown, green, olives, purples, etc. 
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If a standing bath is maintained, or the shade is 
beyond medium full, it is necessary to remove the 
ct)tton to a fresh bath, for any after-treatment with 
copperas, bluestone, etc. All light shades may be 
after-treated in the first bath, and it is usual to add 
along with the saddening 2 to 3 per cent of acetic acid. 
In large works, pumps are used to remove liquors 
from the cotton, and often some rinse water is ap- 
plied, and run off, before proceeding to sadden with 
copperas, etc. 

Light Bhownish Drab. 

1 per cent direct brown powder. 

yV P^r cent direct yellow powder. 

per cent direct blue powder. 

Dark Brown Drab. 

3 per cent direct brown powder. 

per ^cnt direct yellow powder. 

1 % per cent black powder. 

Light Slate Blue Shade. 

4 per cent direct black powder. 

Dark Blue Slate. 

3 per cent direct black powder. 

A full black requires about 10 per cent of black. 

Slate with Drabby Character. 

2 per cent direct black. 

yV per cent direct yellow. 

yV per cent direct brown. 
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Red. 

3 per cent of benzo-purpurine 4 B. ^ 

There are many other# letter brands of this very 
useful dye; with proper manipulation it dyes wool 
almost equally as well. It is turned blue by strong 
acidS; but acetic acid, unless very strong, does not 
affect it. Acetic acid is therefore frequently used to 
assist toward the end of the operation where wool is 
being dyed with benzo-purpurine 4 B, in exhausting 
the bath and deepening the shade; at the same time 
avoiding to have the temperature of the bath quite to 
boiling heat. 

Blue. 

3 per cent of benzo-azurine G. 

This color comes in other letter brands. .It dyes 
wool fairly well with proper care. In conjunction 
with benzo-purpurine 4 B, you may get any shade of 
bluish red to reddish blue. Shaded with black, this 
will make dark blue. 

Yellow. 

3 per cent chrysophcnine G. 

This color is bright and pleasing, and may be shaded 
to orange with benzo-purpurine. In conjunction with 
benzo-azurine G good greens are obtained. By proper 
combinations of these three colors, red, blue, and 
yellow, any imaginable shade of color may be produced : 
scarlet, pink, browns, drabs, olives, sages, maroons, etc. 

Chrysophcnine dyes well on wool, both sour and 
mordanted. 
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Afterchromed Colors. 

' These differ from the mordant colors by the pro- 
perty thoy have of being absorbed by the woollen 
material from a boiling bath containing, besid(vs the 
dyewan', an acid. Av\d alizarincvs, top-chrom('s, one- 
dip colors arc other names applied to them. They 
dye well on a chrome mordant. These colors do not, 
however, give their true shade; by boiling with the 
stock in an acid bath. Th(‘y must afterward have 
some bichromate of potash applied to the shaeje 
produced by boiling in an acid bath. This may be 
done in the same bath or in a fresh one. Fluoride of 
chrome is also used, same; as bichromate of potash, 
to develop and fasten these colors. The advantage 
of using fluoride of chrome is of principal value only 
in delicate T)luc, and such as might be too much 
changed by using the bichromate. Additions to the 
same bath may be made, after the color is developed 
by bichromafe of potash or fluoride of chrome, and 
in the formulas given, suitable shading materials are 
indicated. 'Each formula is for 100 lbs. 

Medium Slate. 

1 oz. mordant yellow 0 (Metz) 

T2 ozs. acid alizarine black R (Metz) 

4 ozs. acid alizarine brown B B (Metz) 

1 oz. acid alizarine red B (Metz) or G (Metz) 
20 lbs. Glauber salt. 

Boil i hour, then add 5 lbs. commercial acetic acid. 
Boil ^ hour, then add 4 lbs. sulphuric acid. Boil J 
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hour, then add 2 lbs. bichromate of potash. Boil J 
hour. Done. 

Ji Bluj: Slate. 

From } to per cent dyeings of any of the acid 
alizarine blacks give good slates of a bluish character. 
Dye as directed for medium slate. 

Medium Light Tan. 
yV lb. acid anthracinc brown R (Farben) 
lb. alizarine black B (Farben) 
lb. chrome yellow D F (Farben) 

20 lbs. Glauber salt * 

5 lbs. acetic acid 
lb. bichromate of potash 

Dark Olive Brown. 

2 lbs. acid anthracine brown R (Fqrben) 
LyV lbs. alizarine black B (Farben) 

IJ lbs. chrome yellow D F (Farben) 

20 lbs. Glauber salt 
5 lbs. acetic acid ^ 

4 lbs. oil of vitriol (sulphuric acid) 

2 lbs. bichromate of potash 

Light Blue. 
lb. alizarine blue SKY 

Shade with acid violet 4 B extra if a more red cast 
of blue is desired. 

TFTT to yV per cent acid violet 4 B extra 
4 lbs. acetic acid 
10 lbs. Glauber salt 

3 lbs. oil of vitriol 

^ lb. bichromate of potash 
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Dark Bottle Green. 

3 lbs. acid alizaryie greee C E (Farben) 

1^ lbs. alizarine black B (Farben) 

1 lb. diamond flavine G (Farben) 

20 lbs. Glauber salt 

5 lbs. acetic acid 
5 lbs. oil of vitriol 

2 lbs. bichromate of potash 

Yellow Buff. 

lb. acid anthracine brown R (Farben) 

A lb. diamond flavine G (Farben) 
lbs. alizarine black B (Farben) 

. 4 lbs. acetic acid 
10* lbs. Glauber salt 

4 lbs. sulphuric acid 

J lb. bichromate of potash 

Shade with either brown or black; if yellow is needed, 
use yellow D F. 


Dark Red Brown. 

3i lbs. acid anthracine brown R H extra (Farben). 
Shade to a -wine with alizarine red W (Farben) if 
desired. 

5 lbs. acetic acid 
20 lbs. Glauber salt 
5 lbs. oil of vitriol 
2 lbs. bichromate of potash 
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Dark Blue. 

3 lbs. alizarine blue B A 3 R (Farben) 

1 J lbs. hfrilliant alizarine blue G (Farben) 

5 lbs. acetic acid 
20 lbs. Glauber salt 
5 lbs. oil of vitriol 
5 lbs. fluoride of chrome, or 
2 lbs. bichromate of potash 

Scarlet and Red. 

3 per cent salicine brown S (Kalle & Co.) 

5 per cent acetic acid 

Boil J hr. Exhaust with 1 per cent sulphuric acid. 
This gives a good scarlet before adding IJ per cent 
bichromate of potash, when you have a daijc red. 

Bright Scarlet and Red. 

3 per cent salicine red G (Kalle & Co.) 

5 per cent acetic acid. • 

Exhaust with 1 per cent sulphuric acid, which gives 

a bright scarlet. Afterchrome with If per cent bi- 
chromafe of potash, which gives a full red. 

Dark Wine and Blue.^ 

4 per cent salicine blue 2 R (Kalle & Co.) 

6 per cent acetic acid 

Exhaust with 1 per cent sulphuric acid, which gives 
a dark wine. Afterchrome with IJ per cent bichromate 
of potash, which gives a dark blue. 
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Monochrome Colors. 

* This is a new group of colors which are dyed by a 
new process which seems to offer !nany advantages. 
As the name indicates, these require the presence of 
chromium in the dye bath to properly develop the 
color, but it is used in the rather unusual form of 
ammonium chromate. As the use of a weak acid is 
also necessary, the manner of supplying the proper 
chromium salt can be supplied by the use of sodium 
or potassium bichromate in conjunction with acetate 
of ammonia. In practice the method followed is lo 
prepare the bath with the necessary dyestuff, then 
add 5 to 7 per cent ammonium acetate and an amount 
of bichromate equal to J the weight of the dyestuff. 
These are wool and animal fibre colors only. The 
fibres absorb the dyestuff slowly and the shades 
develop continuously, so that the dyeings are level 
and the dyer has no difficulty in matching shades, 
as an extended after-treatment is not necessary, and 
the final result is obtained when the dyeings have 
had the proper time in the dye-bath. The shades 
obtained by the use of these colors are fast .to light, 
stand fulling, scouring, and other processes of finishing 
perfectly, and will not bleed into interwoven white 
effects. Thay can be recommended for all sorts of 
fast-color dyeing where the shades are not too heavy. 
They appear to fill a long-felt want in the production 
of modes, tans, and drabs for perfectly fast and level 
dyeings on yam, raw stock, and pieces. The line at 
present comprises 
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Monochrome G 
Monochrome grays G and B 
Monochrome blu5 G 
Monochrome yellow G and R 
Monochrome orange R 
Monochrome green A G 
Monochrome brown A B 

and if necessary fast fulling colors may be used foi 
shading, such as; 

Fast violet R 
Fulling violet N 0 
Fulling red B and C 

Formula for Three Shades of Slate on 
100 Lbs. 

IJ lbs. monochrome yellow G 
5 ozs. monochrome blue G 
7J ozs. monochrome red G 
7 ozs. acetate of ammonia 
1 lb. bichromate of potash 
•10 lbs. Glauber salt 
5 lbs. acetic acid 

Boil J hour and add 1 lb. oil of vitriol and boil 
J hour. * 


13 ozs. fast acid blue S C extra 

14 ozs. flavazine S 

7 ozs. amido-naphthol red 6 B 
Same acids, bichromate, etc., Glauber salt, and 
time m before. Wares from H, A, Metz. 
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14} ozs. fast acid blue S C extra 
12 oz. flavazine S 
5} ozs. amido-naphthol r5d 6 B 

Or- 

11 J ozs. fast acid blue S C extra 
12 ozs. flavazine S 
6 ozs. amido-naphthol red 6 B 

Same acids, bichromate, acetate of ammonia, 
Glauber salts. Time as before. 

Metachrome* Colors and Mordant. 

These arc much olderrthan the monochromes. At 
first they were for the most part sent out as pastes, 
sticky, nasty compounds to Imndle, and besides, if 
frozen, were much injured or rendered worthless. 
Latterly, however, these very' useful colors for woollen 
material are to be had as powders, ck'anly to handle, 
easily soluble and easily levelling, not injured by 
freezing, and lacking nothing in their original fast- 
ness. Metachroine mordant is reputed to be a mix- 
ture of ammonium sulphate with bichromate of 
potash. Whether this is strictly the case o;* not, the 
writer finds that equal parts of the sulphate and bi- 
chromate give in practice results tending to confirm 
the repprt, and at a less price. Equal parts of meta- 
chrome colors and metachrome mordant are added 
directly to the bath, either both together or sep- 
arately, or following each other at intervals, an excess 
of the mordant apparently not injuring or hastening 
results if within reasonable limits. The color grad- 
ually develops and darkens during a boiling of 1 to 2 
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hours, and may be shaded by additions directly to 
the bath of appropriate metachroine colors dissolved^ 
in water and thinned out considerably before adding. 
These colors stand light,* washing, etc., very well, 
and are fairly fast to acids, as in carbonizing. Meta- 
chromes arc the product of the Berlin Anilin Works, 
with offices in New York, Chicago, etc. 

In the writer’s opinion Cassella’s monochromes, 
likewise those of Metz and others, arc patterned some- 
what after the metachromes. It can be truly said of 
them collectively that they are good colors and 
worthy the attention of all d^ers of woollen material. 

Alizarine Chromate Colors. 

Of very recent Introduction in the art of dyeing 
are a line of colors that differ from the overcjiromed 
or acid alizarines in this: that the bicKromate of 
potash may be added at the commencement, i.e., 
dye and mordant are introduced to the dye bath at 
once, and heated to boiling and boile^ as usual; 
finally some acetic acid is added to exhaust the bath. 
In the writer’s experience this has been dften done 
with colors not made with this intention. That it 
was possible to do so was noted fully fifteen years ago. 
The advantage over the regular overchromed process 
in saving of time is not worthy of mention- where 
great care in matching is requisite there is an advan- 
tage, as the exhaustion of the bath is under much 
better control and can be pushed just as far as needed, 
and no further, at the discretion of the dyer. With 
the overchromed color care has to be particularly 
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taken that an excess of dyeware is never first added, 
^because the shade is not produced until after the 
bichromate is added, and if then it comes up too dark, 
there is no recourse. The new alizarine chromate 
colors offer, therefore, for piece dyers a much safer 
and exact mode of procedure for yams and pieces, 
while at the same time the color is truly a mordant 
color and fast to washing and exposure, suited to 
men’s wear. It is possible also to make a package dye, 
containing the necessary dyeware and bichromate 
that, if kept dry, may be mailed or kept ready for use, 
and should be very convenient and useful. Acetic 
acid is to be everywhere had in the- form of vinegar 
and is all that is needed to exhaust the bath. The 
ultimate details of their use are not yet worked out, 
but are, of great importance. A typical formula would 
be 5 per cent of dyeware, 20 per cent Glauber salt,. 
2J per cent bichromate of soda, or 3 per cent bichro- 
mate potash. Enter goods at 100° and raise gradually 
to the boi\. Continue for 1 hour and exhaust, if 
necessary, with 5 per cent acetic, lactic, or malic 
acid. Acetate, lactate and rnalate of ammonia may 
be used where great care must be taken in coming 
to shade. 


Saddened Colors. 

Under this designation may be placed all the dye 
woods and many vegetable substances used in dyeing. 
A formula for using them, favorite with some dyers 
still living and practising their profession, would read 
about as follows: 
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Drab, for 100 lbs. Wool. 

11b. ground logwood = blue 
^ lb. ground Ristic=]pdJow 
3 lbs. madder = red and yellow 
2 lbs. barwood or camwood = red 

Boil 1 hour and sadden by sprinkling in 

1 lb. copperas ] , • , , 

„ , > l)ro(lucing drab 

2 lbs. argol J ^ 

Simmer ^ hour; draw off, and lay over night. 

Tbe way this formula would bewapplied by these dyers 
would vaiy in soiik^ slight degree, but may be set 
down about as follows: 

The wool is first scoured. The loss (shrinkage) in 
scouring is known pretty accurately, by trial or from 
experienced careful inspection; thus they ^e enabled 
lo weigh off before scouring a (juantity of fleece giving 
very approximately 100 lbs. The scoured wool, while 
still wot, is brought alongside the dye-kettle, together 
with the four first-mentioned materials in Mie formula, 
weighed and mixed in a box, with a small scoop left 
therein. The kettle is prepared nearly full of water 
near the boiling-point. The dyer’s assistants now 
scatter the wool evenly over the top of the kettle, 
while the dyer with the small scoop or hand sifts 
the ground wood and madder evenly through the wool. 
Help with forks thrust the wool down into the hot 
water,* and as soon as all the wool and material is in 
begin at once to pole up the contents of the kettle. 
The pole is frequently simply a sapling deprived of its 
bark and trimmed free of knots, or made by turning in 
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a lathe. The essential thing with the pole is that it 
^be smooth, and straight not only in direction, but in 
grain. The pole is thruj^ dowrvat the side of the 
kettle, the lower end pushed along the bottom to 
something past the centre of the kettle, then the top 
end is brought over and outward, the man throws 
the weight of his body upon the pole, bringing up a 
large bunch of v/ool upon the inner end of the pole. 
By dexterous twists and turns he breaks and scatters 
the wool about over the surface of the kettle, avoiding 
to roll the pole at any time so far as to have the wool 
fall off in a large wad or long strings. Care is taken 
when first commencing to pole to break the wool 
thoroughly, as the thorough leveling of the ultimate 
results depends largely thereon. About fifteen 
minutes’ poling while the kettle is being brought to 
the boil is the usual rule. Forks are then used to 
fetch the wool from the centre of the kettle so that 
the boil may be a comparatively open spot in the 
centre of the kettle. The wool toward the outer edge 
of the kettle is at the same time kept thrust under, 
so that when a ‘‘fair boil” is reached, all the stock 
stays submerged. The contents are now ke'pt boiling 
quietly for an hour or more. The dyer and help, 
during thisjnterval, “get in” other kettles, each in 
its turn marked with chalk, or by a board having 
hands and a dial with figures like a clock. When the 
boiling is complete, the dyer, or his assistant ’having 
the weighed copperas, calls again the men and the 
kettle is again poled up and the copperas and argol 
sprinkled on and through the wool. A simmering 
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heat isimaintained for J to | hour longer. After th^ 
poling is thoroughly done, which, with two men, is 
usually about fiftedh minute, the dyer now samples’' 
the kettle, and if the shade is right, knocks out the 
plug and allows the stock to smother for some time. 
By experience the dyer knows about how much to 
allow for ''smothering” and subsequent drying, which 
both tend to fill up and darken the shade. If at the 
sampling the shade is not right, additions are made 
or alterants used to "throw” the color, the kind and 
(juantity being dc'termined bf the necessities of the 
case and the experience of the dyer. Thus, if the 
shade lacked blue, addition may be made of logwood, 
indigo extract, etc. If, on the contrary, the shade 
were too blue, but not quite up on the red, some alum 
^may be added. Alum will tend also to bpighlen and 
make lighter the tone. Archil, too, is a favorite red 
material to add where reddish-blue effect is desired. 
A slight addition of acetic acid or very dilute sul- 
phuric acid always tends to prevent darkening by 
smothering and drying. , 

The kettle is poled at the time additions are made 
in each and every case. These directions for poling 
are to be followed in every case, and with all dye- 
wares and colors. Men carefully and •well trained 
in this respect are a joy forever to the dyer, and 
the amateur who stays persistently at poling or 
in some way moving his goods about will, by the 
results, be well repaid for his painstaking method 
of working. 

5 
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Copperas Black. 

For 110 lbs. of woollen cloth, white or gray. This 
black is a favorite becaustf it resists bettt'r the action 
of sunlight than a bichromate-of- potash black. It 
is the broadcloth black of our dafldies. It has the 
defect of being sensitive to acids, urine, etc. It is 
partly a prepared (mordantc^d) and pai’tly a saddened 
color. Tlicrc is no more brilliant black, ('xcc'pt it be 
the so-called roller blacks, now neai*Iy obsolete. 

For 110 lbs. the goods ar(‘ first boiled with 

9 lbs. Ihgwood (‘xtract, *■ 

2i lbs. fustic extract, 

well dissolved and added to sufficient water in which 
to work the goods, and afterward the licpior somewhat 
cooled. 

. 2 lbs. oxalic acid 

is next added and worked for fifteen minutes and 
2j\ lbs. blucstone 
3 lbs. copperas 

are then sprinkled on, and after working fifteen 
minutes, the whole is brought to the boil along with 
the cloth and boiled | hour. Run off and rinse. The 
color is now a gray of no special character, and is to 
be filled up in a fresh bath with 

, 21 lbs. logwood extract, 

2i lbs. fustic extract, 

for fine goods; with coarse stock somewhat less is 
needed. Dissolve the extracts and add them to the 
cool dye bath and bring slowly to the boil while 
working the goods. Logwood and fustic extracts are 
by no means constant quantities. 
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The above formula is for a logwood at 6 to 7 cents 
per lb. Hematines at 12 cents and crystals at 16 to# 
20 cents would, of course, require proportionately 
less, while if logwood chip were used 5 to 8 lbs. of 
chip=-l lb. extract. 

To this class of colors belong sumac extract, and 
berries, the bark of alder, poplar, hemlock, butternut 
bark, and shells of the nuts, walnut husks, and a 
multitude of weeds, horseradish leaves, etc. They 
may be readily obtain(Kl in all parts of the country, 
aryl experiments with such things are always inter- 
esting by bringing out further possibilities in this 
direction. Saffron used to be grown by our grand- 
mothers, and many a fine bit of n^d and orange have 
they produced. They are many of them very per- 
manent and pleasing dyes. They are often astringent 
•(contain tannin), and will dye cotton and linen or 
woollen and silk. The scrub palmetto of our southern 
United States of America contains sufficient of such 
material to dye the cotton grown there a [ull and fast 
brown. Sun actually seems to develop and fasten 
the color, as is true of many of these things. In 
general, all that is necessary, in applying them, is to 
boil the goods in an infusion either neutral or slightly 
sour from addition of vinegar, acetic acid, muriatic 
acid, etc., and either in the same or a freSh bath, add 
copperas, bluestone, alum, bichromate of potash, 
tin crystals, etc. Man has sought and found dyes to 
supersede these things; dyes that are good, and bet- 
ter, perhaps, and of which he can control the output 
and price. Still they are worthy of notice, and it is 
6 
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hoped many a housewife will yet be found who can, 
^and does, dye with them various things for her use 
and adornment. 

• « 

Crossdyeing. 

Crossdyeing is the term applied to that form of 
manufacturing of cloths wherein two fibres are used, 
one of which, usually the cotton, is “stock-dyed,” 
i.e., colored the desired shade before carding and spin- 
ning, and the wool, and p(u-haps silk also, carded along 
with it, that is, white, or uncolored. After the piece 
is woven it is piece-d^ed to bring the wool and silk 
to the same shade as the cotton. There has been 
much said and written about the comparMive value of 
methods of crossdyeing with the more recently per- 
fected method of “union dyeing,” the argument being 
that wher^ each fibre was taken by itself it could be. 
treated by methods peculiarly suited to it and dyed 
before making into cloth, thereby getting colors more 
permanent jblian could otherwise be obtained. Of 
course this mode of procedure presupposes that for 
crossdyeing the color put on shall withstand the 
following processes without alterations that would 
injure it. This argument is perfectly true and well 
founded, and carried into practice very largely, both 
for stock-dybing all the fibres entering into a piece of 
cloth, and also where a portion is left white and 
afterward piece-dyed; or, as technically called,. cross- 
dyed. Since the introduction of the sulphur colors 
for cotton, the supporters of the argument for sep- 
arate dyes for wool, any animal fibre, and cotton or 
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iiy vegetable fibre, have had their position very 
much strengthened. Still it remains to be said, for^ 
the union-dyed side of the argument, that the trouble 
and expense involved in tRc s(‘paratc dyeing for each 
fibre is too great, the time required is too long; also 
that in the present state of the art of dyeing, union 
dyes have been found that color very nearly as per- 
manently as the separate methods can do, and for 
domestic purposes this may he assumed to be true. 
The convenience to the amateur dyer is so very great, 
saving, as the process does, so many handlings and 
manipulations; the elimination of chance for mistake 
or accident; the freedom of the finished work from 
** specks”; the simultaneous and equal coloring of 
linings, facings, and thread, make the advantages of 
union dyeing, for renovating purposes, very apparent, 
^till further, the amateur is saved the trouble, even 
if he had the skill necessary, of selecting appropriate 
proportions of red, yellow, and blue to produce any 
color, or shade of color. The dealer or package-dye 
man attends to this, and consequently the dyeing to 
renovate a garment is reduced to great •simplicity. 

It only remains for the amateur to dissolve his dye 
in an appropriate vessel, and heat and stir about his 
goods carefully, to ensure very good and satisfactory 
results. Sky-blue cannot be dyed upofl black, goes 
without saying; neither can a green garment be dyed 
red. -Still, the faded garment always admits of 
freshening up with a dye suitably selected for the 
purpose. Another form of crossdyeing involves the 
so-called resist dyeing. The stock or yarn may be 
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dyed an appropriate color, and afterward treated to 
^.a “resist,” whereby its property of absorbing more 
dye is destroyed, and if woven in with white or other 
colored yarn not having the resist iii)on it, will 
appear as a line or checkcnl pattern aft(‘r the woven 
piece is “crossdyed.” The process consists, after 
dyeing the checking threads, of ap] dying tannin fol- 
lowed by a solution of tin salt, but is of no special 
interest to the amateur dyer. Crossdyeing is also 
the term applied to that form of all-wool, all-silk, 
or all-cotton manufactim^, wlu'n' part of tlu^ yarn is 
first colored black amf the rest of the warp and weft 
is of white or light-colored yarn, and then aft(Tward 
piecedyed red, yellow, gnnm, brown, (‘tc. The black 
part is not very noticeably altcTc'd by this tn'atment, 
and is pmetimes made; somewhat lacking in fulness 
that the cfrossdyeing is expected to “fill up.” The 
object in so doing is usually to have the strong soap 
and alkaline liquids used in fulling and scouring come 
only upon the black that is fully equal to such treat- 
ment, when a delicate and bright shade of green, 
red, yellow, etc., might suffer by the treatment, and 
can just as well be put on later. Another j’eason is 
that pieces are often treated with carbonizing liquids 
for the removal of any accidental admixtures, or the 
unavoidable^ presence of cotton and vegetable matter 
generally that show up unpleasantly as “specks” in 
the finished goods. Many colors will not withstand 
the strong acid treatment of carbonizing, and there- 
fore they are not “put on” until this part of the work 
is done. Carbonizing consists in wetting the speck- 
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forming admixtures, and unavoidably the rest of the 
piece, with some liquid that after drying will a^ 
upon the vegetable matter energetically enough to 
make it fall into powder by friction. A heat of about 
230° Fahr. in a properly constructed oven or chamber 
is usually employed for the drying, but often and 
better it is practised to first dry the goods after 
coming from the carbonizing li(juid and then intro- 
duce thorn into the higher heated chamber. Time 
is saved by having the li(]uids {)retty strong and the 
heat pr('tty high. It is also better that the treatment 
should be short and shai'p ^han too pi’olonged, the 
animal fibi’O and color seeming to withstand the 
treatment perferTly if completed in a few hours, 
when if prolonged for two days they would be ser- 
iously affected. 

Mordanted Wool Colors. 

For the purposes of this work a regular preparation 
(mordant) is understood to be 3 per cent of the 
weight of the goods of bichromate of potash, per 
cent of the weight of the goods of oxajic acid, dis- 
solved, in the hot bath of about 30 gallons of water 
to each 10 lbs. of material and the goods boiled therein 
for 1} hours and the goods drained off, cooled, and 
rinsed in tepid water. A medium pueparation is i 
the above bichromate of potash and oxalic acid 
boiled same as the regular preparation. A light 
preparation is 1 per cent of bichromate of potash and 
1 per cent of oxalic acid, applied same as the first. 
The preparations are efficient immediately at the 
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expiration of the IJ hour of boiling, but if aired, and 
Jeft some time, or over night, acquire additional 
value, especially for dark shades where especial rev 
quirements of fastness' aiid blocAn are essential. 
Pieces if left over night should be folded fairly 
smooth. 

Loose stock should be, before proceeding to dye, 
picked apart to remove snarls and felted places, 
produced by boiling or otherwise. A good way to 
prepare the dye bath is to fill the kettle to about J 
its capacity, and boil up the dyewares therein, until 
solution is assured, then fill up the kettle, add thb 
assistants, acetic acid, etc., and proceed at once to 
enter the goods. The bath should be about 160® 
Fahr. The goods are worked for, say, 15 minutes 
before heat is applied, then gradually raised to boiling, 
and boilcid L hour, or to shade. If a shade is to be 
matched, care is to be exercised that too much dye- 
ware is not weighed up at first, that the goods. are 
examined with care when coming to a boil, and in no 
case to overshoot the mark. Additions can easily be 
made, but a color once got too dark is a hard pro- 
position. The following formulae are each for 100 lbs. 
wool or woollen fabric: 

Yellow-Brown, Regular Preparation. 

J lb. anthracine brown R, \ lb. chrome yellow D F 
(Farbenfabriken of Elberfeld Co.), acetic acid enough 
to correct the water, say 2 lbs., and, after boiling 
some time, further addition of acetic acid sufficient 
to exhaust the bath. 
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Pearly Slate. 

Light preparation; lb. acid alizarine blacK £> 
powder, lb. alizarine red W powder (Farben- 
fabriken of Elberfeld Co.), 2 lbs. acetic acid. Boil 
1 hour. 

Medium Light Blue. 

Regular preparation: 2 lbs. alizarine blue S pow- 
der,^ lbs. acetic acid. Boil 40 minutes. 

Medium Blue. 

Regular preparation: 2 lbs. alizarine blue B A 3 R 
powder, 1 lb. alizarine bluc^S powder, 2 lbs. acetic 
acid. Boil 1 hour. 

Dark Blue. 

Regular preparation : 5 to 7 lbs. extract of logwood 
in neutral bath, addition of 1 to 10 lbs. of extract of 
fustic, will make shades of dark green. .Boil 1 hour. 

Black. 

Give the goods a regular preparation. Fill up 
with 10 lbs. extract of logwood, 1 lb. extract of fustic. 
Dye boiling for 1 hour and add 2J lbs. copperas, and 
simmer J hour longer. • 

Black that is Fast to Sunlight. 

Give the goods a regular preparation. Dye with 
6 lbs. acid alizarine black R, J lb. mordant yellow 0 
(H. A. Metz & Co.). Boil for 1 hour and add 2 lbs. 
sulphuric acid to exhaust the bath. 

Medium Olive, 200-Lb. Stock. 

Give a regular preparation. Dye with 15 lbs. 
, extract of fustic or 2 J lbs. of chrome _yellow powder, 
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li lbs. chrome brown powder, 12 ozs. alizarine blue 
V>wder. Neutral bath, and boil 1 hour. 

Medium Mown. ' 

Give a regular jireparation. Dye with 10 lbs. 
extract of fustic or 2 lbs. alizarine yellow powder, 
T) ozs. alizarine red powder, 1 lb. alizarine brown pow- 
d(‘r, 4 ozs. alizarine blue powder. This is a good fast 
color, and it may be said truthfully that fustic is as 
good and permanent a yellow dye as is known. Dye 
your yellows, theredore, where gr(‘at brilliancy is not 
necessary, by giving your stock a light, medium, or 
regular preparation and fill up with 1 to 15 per cent 
of extract of fustic. 

A Medium Red Fast to Sunlight. 

Give goods a ri'gular preparation. Dye with 3 per 
cent of alizarine red powdiT*. Use 2 jier cent of acetic 
acid in the dye bath. The addition to this formula 
of i per cent of alizarine blue powder makes a wine 
color. The rtirther addition of 2 or 3 per cent of 
extract of fjistic gives a maroon that is very fast 
and good. 

Bright Greens. 

Give a medium preparation to the goods. Dye 
with 2 per cent of alizarine yellow powder or 10 per 
cent of extract of fustic for the yellow part; 1 to 3 per 
cent patent blue or 1 to 3 per cent alizarine blue SKY 
for blue. Enter in the bath at 170° Fahr., and raise 
slowly to boiling. After some time add 3 per cent 
acetic acid and work below the boil for J hour. 
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Orange, Very Fast. 

Give the p;oo(ls a regular preoai-ation ; 5 per cent 
of extract of fusfic or 1 •jier cent of alizarine yellow 
powder, } to J per cent of alizarine red powder. Dj^e 
neutral; boil 1 hour. 

Lavender or Purple. 

Give a medium pre])aration. Dye with J to U 
per cent of alizarine blue powd(T, to I per cent of 
alizarine red powder, 2 jK'r cent of acetic acid. Boil 
> hour. 


MISCELLANEOUS DYE RECEIPTS. 

Catechu Drab on Cotton. 

Work the cotton for 15 minutes in hot water con- 
taining prepared catechu. The amount of catechu 
is governed by the dc'pth of color wanted. The goods 
are then lifted and 1 to 3 per cent of copperas is 
added ; work again for 10 minutes, or to shade. To 
prepare catechu, 1 lb. catechu is boiled in 8 gallons 
of water till all is dissolved; add 2 o». of copper 
sulphate and stir. 

Catechu Brown on Cotton. 

The cotton is boiled with an infusi«)n of catechu 
for some time. If a dark shade is wanted it is well 
to have a 20-per-cent infusion (of the weight of the 
goods) and to steep over night. Lift, and drain well, 
but do not rinse. In a fresh bath containing 3 per cent 
bichromate of potash work the cotton for J hour. 
Run off and rinse. This operation is to be repeated 
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"ill the goods are dark enough. The writer has dyee 
^^ery handsome corduroys by this method. Successive 
treatments from the catochh bath to the chrome bath 
develop more and more of a wine shade. The cotton 
becomes thoroughly well mordanted and can be 
topped with logwood, fustic, alizarine red, blue, or 
brown direct. Very serviceable for lap-robes. 

Iron Buff (Khaki) on Cotton. 

First ‘‘boil out^' the cotton, simply to have it 
thoroughly wet. For lb lbs. of cotton dissolve 2 lbs. 
of copperas in hot water and add cold water to make 
a bath large enough for the goods. Work the cotton 
material in this for 20 minutes, wring out, and put 
at once into lime; wat(‘r, and work 15 minutes. Wring 
out and expose to the air for J hour. If not dark 
enough, work again in the same copperas bath, and 
in a fresh lime-water bath. Repeat as many times as 
necessary, always using fresh lime-water. Finally 
wash through clean warm water. 

Another Way. 

Boil the loose cotton or cotton cloth in a weak 
caustic potash or caustic soda bath to remove the 
natural resindus matter, size, grease, etc. For 10 lbs. 
of material, 4 ozs. of caustic is enough. Keep well 
worked and below the surface of the lye bath. Drain, 
rinse, and open out the goods. Soak in a bath con- 
taining 1 pint of nitrate of iron, wash out in water, 
and dry. The process is simple and easy, and the^ 
color fast. 
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Prussian Blue. 

Work 10 lbs. of wet-out cotton in a solution of 4 lbs. 
copperas for 15 ifiiriutes.« The bath is cold. Work 
again in a fresh bath containing 4 ozs. ferrocyanide 
of potassium. Finally wash in cold water containing 
1 oz. alum. 


Permanent Olive. 

A very permanent and pleasing olive color can be 
piit upon white woollen material as follows: Gather 
a sufficient quantity of horseradish leaves. Twist and 
break or bruise them and pack tightly in a pail or tub. 
Cov(T with boiling-hot water and stand at rest over 
night. Drain off the liquor and add just sufficient 
acid, preferably muriatic, to change the colpr of the 
liquor from its first olive tone to a paler and more 
yellow tone. Enter now** the material to be dyed 
and boil for 30 minutes, gently, and supplying water 
that evaporates. To fix the color all thai is necessary 
is to add sal-soda just sufficient to slightly overcome 
or neutralize the acid previously addefl. It is a 
peculiar property of this dye bath that several suc- 
cessive dyeings can be made in it. They all come out 
the same shade if the volume is kept constant. After 
one dyeing has been made simply acidify the bath. 
Boil up in it more material and again neutralize to 
the point where the color develops. The writer has 
made eighteen successive dyeings, without exhausting 
this dye bath. Copperas may be used to sadden 
this color, but of course must be in a separate bath. 
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Eight months’ exposure does not fade this color to 
Un appreciable extent. 

To Make Lime Water. 

Fresh-burned stone lime is slaked by pouring water 
upon it so long as it is absorbed and until the lump 
opens out and falls to a tin(‘ [)Owder. Of this, 1 lb. 
is added to 10 gallons wah'r, wc^ll stirred up and 
allowed to settle. Use the clear. 

Indigo Elue for Yam. 

To a 50-gallon barn'l, about i filled with cold water, 
add 8 lbs. ground indigo, K) lbs. copperas, and 24 lbs. 
fresh slaked lime. Stir well for I boor and repeat 
every J hour until the vat bt'comes yellow and veins 
of blue secmi to run through it and a fine flurry of 
blue froth appears on the surface. Allow to stand 
and settle over night. Work the yarn in a net in the 
vat for 15 ipimites and expose to the air. Repeat 
the operation until as dark as wantcnl. Finally dip 
the yarn iih water containing sulphuric acid sufficient 
to be distinctly sour to th(^ taste. Rinse well and dry. 
Several vats are gencTally used, dipping in the strong- 
('st first anel matching from the weakest. As the 
weaker ones become exhausted they are thrown out 
and made up new, thus in turn becoming the strong, 
or first dip, vat. In dark shades considerable indigo 
can b(5 rcmovcHl by scouring with soap. The color is 
not much changed, but the goods will crock” unless 
the scouring be well done. 
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The Zinc-Powder Indigo Vat. 

This vat is basfd upoii«tlic fact tliat zinc powder 
in the Drescnco of water and caustic alkali gives off 
hydrogen gas. If finely ground indigo be also present 
in the water it becomes reduced and dissolved in the 
alkaline fluid. A very strong solution of indigo is 
thus made in a tub, and the strong solution added to 
the vat in which the dyeing is done. The dye vat 
has previously added to it some zinc and caustic 
afkali to prevent reoxidaticn of indigo when the 
strong solution of reduced indigo is added. This vat 
is ready for use as soon as made up, and keeps in- 
definitely. If too mu(di zinc powder is present in 
the vat a continual escape of hydrogen gas makes 
^ it roily. A little indigo added to the vat aftd raked 
up will correct this difficulty. The vat should have 
a greenish yellow to yellow color. A red or orange 
indicates too much caustic, and small quantities of 
zinc and indigo are added, raked up, anfl when again 
clear, work is resumed in the vat. This vat makes 
very clear and fine sky blue to medium dark indigo 
blue. Indigo is not a constant quantity. Therefore 
take 1 part of zinc dust and 3 parts of caustic soda 
(crushed), both weighed up dry. Dissolve the caustic 
in a teacup or glass and stir in one part of ’powdered 
indigo, add the zinc dust, stir up, and set in a warm 
place and observe. After J hour the stirring-rod 
should come out looking a rich coppery blue, the 
fluid if in glass should be yellow, and escape of gas 
should be very small; if orange or red the reduction 
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^ has been carried too far, and if still too blue or green, , 
not far enough. From the data obtained proceed to 
make up your stock solution of indigo in a 6-gallon 
jar or othea- suitable vessel. Fresh slaked lime, 
caustic potash, and strong ammonia may also be used. 

To Dye Cotton Blue. 

10 Lbs. of Cotton. 

Work for 15 minutes in a solution of 4 lbs. of 
copperas. Wring out.v Work again in a solution 'of 
4 ozs. fcrrocyanide of potassium. Finally wash in 
cold water containing 1 oz. alum. 

To Dye Cotton Black. 

10 Lbs. of Cotton, 

Steep the goods in a decoction of 3 lbs. of sumach 
extract; have as little water as necessary; boil the 
cotton under and let it lie over night. Squeeze out, 
and work 10 minutes in lime water. Work for § hour 
in solution Of 2 lbs. copperas; work again through lime 
water, and dye hot with 3 lbs. logwood extrdet or an 
equivalent of decoction of logwood in as small a vol- 
ume of water as may be. Sadden with 2 ozs. copperas 
in same batli, wash, and dry. 

To Make Nitrate of Iron. 

Four parts of nitric acid and 1 part of water are 
placed in a glass or glazed earthen vessel and so placed 
that it can be kept quite warm. Add clean iron in 
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wire or borings so long as effervescence takes place. 
Take out any undissolved iron and settle for 1 hour. 
The clear solution .is ready for use, and kept in a 
dark place. The fumes should be guarded against 
during this operation; they are injurious if breathed 
and corrode various things with which they come in 
contact. The principal use of nitrate of iron is for 
dyeing Prussian blue. 

To Dye Black. 

First mordant the fabric by steeping in solution of 
nitrate of iron 4° Beaum^ for } hour. Rinse and boil 
with decoction of logwood, shade with fustic, 1 oz. 
to 1 lb. ; according to whether a bluish or dead black 
is desired. 

To Dye Woollens a Gray Color. 

' Boil the white woollen material in a bath containing 
to each gallon If oz. gall nuts, ozs. tartar, and 1 
fluid drachm of indigo extract, for ^ hour. Lift. 
Add to the bath 3 per cent of copperas; rd-enter the 
goods. Boil J hour. 

To Dye Woollens Green. 

• 

Boil the goods for 1 hour with 3 per cent bichromate 
of potash and 2^ per cent of oxalic acid. In a fresh 
bath dye boiling for 1 hour with 2 per cent of fluid 
extract of logwood and 2 per cent of fluid extract of 
fustic. If not blue enough add more logwood to the 
bath and boil again. 

6 
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To Dye a Yellow Color on Wool or Woollens. , 

Boil 10 to .30 |)or cent of the weight of goods Quer- 
citron bark with sufficient water lo work the goods. 
Tie th(; bark loos(dy in a coarse bag suspended in the 
boiling bath. Boil 1 hour. Remove the bag or not 
and add ,3 })er cent alum, J per cent tin salt, and 1 
per cent of argol. Boil 10 minutes. Cool the liquor 
to 170° by adding cold water. Enter the goods. 
Raise slowly to boiling and boil J hour. 

If the woollens have been previously dyed, it will 
require some skill ancl judgment to determine just 
what shades and colors they can be brought to by 
re-dyeing. A 10-per-cent boiling bath of ammonia 
removes the sour colors previously upon them. 
Mordanted colors arc not much affected by treatment 
with hot ‘ammonia baths. All logwood colors are 
removed or greatly changed by boiling in a 5- to 10- 
per-cent solution of oil of vitriol. The mordant is. 
not removed, and the goods can be re-dyed equally 
well without remordanting. It is well always to test 
a small piece of the goods previous to dyeing. 

To Dye Woollens a Dark Blue. 

No. 1. — Mordant by boiling for 1 hour in water con- 
taining *5 to 10 per cent of the weight of the goods 
of alum. Run off the liquor and make up a fresh 
bath by boiling 8 ozs. of logwood chip, confined in a 
coarse bag, to each gallon of water. Boil the goods 
again in this second liquor } hour. Lift the goods, 
add some water to cp^i down the liquor ^ and add 
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ozs. of potash per gallon of liquor, and stoop the goods * 
again without lu'ating more than necessary until the 
blue is dovolopod. • ^ 

No. 2. — Mordant and dye same as above, using 
J to J the materials, thus producing a pale blue color. 

In a fresli bath boil for one hour with j ])or cent blue 
vitriol, J j)er cent green vitriol, 1 ])('r cent alum, 

I f)er cent ai-gol, | ])er c('nt of tin salt, and a very 
little nitric acid; lift and lay ov(‘r night; dye finally 
in a fresh bath containing 2 to 5 per cent of liciuid 
c?Aract of logwood. Raise slowly to boiling and boil 
J hour. The more extract of logwood used the 
darker the blue. 

To Dye Woollen a Brown Color. 

• Boil the goods for 1 J hours in a decoctior! containing 
for each gallon 1 oz. madder, 1 oz. sumac (or | oz. 

• gall nuts), 1 oz, argol, 2 ozs. sanders wood. Lift. 
Cool down the bath by adding cold watcj or standing 
to about 170° Fahr. Sadden by adding to the bath 
copperas and re boiling the goods J hour. Before 
adding the copperas it is well to dissolve, say, 1 oz. 
in some hot water; add it to the bath in portions until 
the shade is as dark as required. Lift the goods 
between each addition. • 

‘ To Dye Blue about 2 lbs. of Material. 

Steep the fabric J hour in nitrate of iron solution 
1 to 2 per cent. Boil. Rinse. Dye in solution of 4 ozs. 
yellow prussiate of potash and 2 ozs. sulphuric acid. 



84 


THE DYEING AND CLEANING 


Rinse in cold water containing 2 ozs. spirits of sal 
ammoniac. Finally rinse again in clean water. 

To Make Acetkte of ilLlumina. 

‘No. 1. — Add solution of acetate of baryta to a solu 
tion of aluminum sulphate. Settle and use the clear 

No. 2. — Six parts sugar of lead and 5 parts of alum 
Dissolves separately in hot waR'r, cool, and mix 
Decant. 

No. 3. — Dissolves alumina hydrate in cold stroii) 
acetic acid until saturated. • 

To Dye a Brown Color on 2 lbs. of Material. 

Mordant in a mixture of 3 parts of acetate o 
alumina and 2 parts of acetate of iron, each 5° Baum^ 
Rinse. J)ye by boiling with 1 to 2 lbs. of madder. 

To Make Acetate of Iron. 

Dissolve ferric hydrate (sesquioxide of iron) ii 
strong acetic acid. The hydrate may be obtained b; 
dissolving copperas in strong sulphuric acid, 20 ozs 
copperas and 7 ozs. acid. Heat nearly to the boi 
and add with care 10 ozs. nitric acid, and when actioi 
ceases, add sufficient ammonia to throw down all th( 
iron. ^ 

Ferric -chloride solution to which some nitric aci( 
has b(;en added may be precipitated in the same way 
The brown flocculent precipitate is ferric hydroxide 
and is collected u])on a cloth filter after dilution, an( 
washed with water. Finally dissolve by putting ii 
a bottle or jar with strong acetic acid. 
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Hints to Success in Redyeing. 

Have the goods clean before dyeing. Don’t have 
tlie bath too strong. Better have a long immersion 
in a weak dye bath than a short immersion in a 
strong one. Kc^ep the goods under th(' li(|uid while 
dyeing; don’t let them lie against the bottom of 
the boiler when over the fire, but keep pushed down, 
turned over, and continually moving until removed 
from the fire and from the dye vessel. Dyed goods 
should be pressed on th(‘ wrong sid(‘, but if ru^u'ssary 
tc^ press on the face or right sid(‘, wring out a cotton 
cloth and use it under the iron. Iron ribbons be- 
tw(‘cn damp cloths and stop ironing bidore they 
arc quite dry to prevent stifhaiing th(‘m. Wind 
them over a roller instead of folding and laying 
them away. . • 

Never put dry dye powder directly into the dye 
vessel, but first dissolve it thoroughly. If adding 
more dye to the dye v(‘ssel remove the goods, and 
with a portion of the dye liquor dissolve and add 
the solution to the bath and stir it uj) well before 
returning the goods to the bath. 

To ob’tain the best results discharge as much of 
any previous dye as possible; try first with boiling 
hot water, and next with boiling watyr and some 
ammonia added. Ribbons and ladies’ wear generally 
will strip off. Men’s wear will not as the colors are 
of a much more permanent nature. 

Where the old color can be in large part discharged, 
entirely new color can be put on as bright as can be 
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desired where, if not got rid of, it might entirely alter 
or change the new color. 

Hard-twisted goods n'quire more time in dyeing 
and weak(‘r dyes. Light Jan shades cannot be dyed 
satisfactorily in strong dye li(|Uors; have them very 
weak to commence with. 

Too much dye, put on too (jiiick, is the cause of 
crocking; avoid it, and i-inse well in soapy wat(T 
to mak(^ sure all loose dye is out. 

An ecru is the mer(‘st ting(‘ in the dyv batli of very 
light orange to which is added a v(Ty littk' brown to 
throw it on the ecru •tint. Cloths tak('n from the 
dye bath should Ix' wrung v(ny gently, (‘Specially if 
very thin and light mat(‘rial, and are oftc'ii torn by 
wringing too hard; best twist them in a towel if 
small. 

Deep ’red, if dyed into black, r(‘(juires some gr(‘en 
addcxi to the dye, or the black will be “rusty” 
or of a brownish shade'. ConvcTsely a deep green 
would requij'o about one-tenth of the dye used in 
making it Wack to be red to insure a pleasing tone 
of black. 

Fruit and Vegetable Stains. 

Fruit and vegetable stains, wine and colored vine- 
gar, tea, cof^e^e, chocolate, etc., may be classed with 
saddened colors. Sun, soap, alkalies, perspiration, 
etc., being the saddening agent, they are often very 
fast fixed upon fabrics, and nothing short of a good 
bleaching agent can be depended upon to remove 
them. On white goods this can be done readily 
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enoug;h, but unfortunately colored goods in general ^ 
are sensitive to any reag(‘nt that will remove the stain. 
Fresh stains of this kind should be treated at once 
with water, cold ilt first ciid warm to hot afterward, 
that the ('ff('ct be noted both upon the fabric and the 
stain. Weak acid solution of almost any kintl usually 
makes tlu'in paler, but should only be tried after- 
water has iM'moved all that is possible that way. For 
white cotton goods Ideaching-powder is the i’(‘liance. 
This substance, when fr-(‘sh and good, is a very powei-- 
ful bh'ac.hing agent. Unfoi‘tunat(‘ly it d()(‘s not keei) 
wVll, and often wh(*n ]>ui-chasi»d, especially from (h’ug- 
gists, is of vei-y inferior (juality or woi-thless from ag(‘. 

A small quantity of tlu' dry i)owd('r ])iaced in the 
bottom of a glass and a little dilute acid (vinegar, etc.) 
j)Oured ov('r it should effervesce (or foam) and give 
off a gnHRiish brown vapor plainly visible in the glass. 
The smell is vei-y characteristic and is injurious if 
breathed in any great quantity. 

To Prepare Bleaching Liquor. 

One pound of bleaching-powder to evej-y 2 gallons 
of water. Rub the powder to a thin cream with a 
small quantity of water, breaking all lumps. Pour 
over it the rest of the water. Let settle and use the 
clear. Well corked, it keeps some timck 

Javelle Water Eau de Javelle). 

Four pounds sal-soda, one pound bleaching-powder 
(chloride of lime), and one gallon of water. Dissolve 
the sal-soda by pouring upon it the boiling-hot water 
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and stir in the bleaching-powder free from lumps. 
When cold bottle for use. 

Many people keej) on hand a quantity of Javelle 
water, and where consideiable is ‘to be made take 
2 pails of hot water and stir in 5 lbs. bleaching-pow- 
der; stir 4 lbs. sal-soda in 1 pail hot wat('r, 10 lbs. 
Glauber salt in 1 pail hot water. The contents of the 
4 pails are to be poured together, mixed and settled, 
and stored in a suitable vessel. There are other forms 
of this preparation not so convenient to make, and 
possessing no greater efficiency. 

It is also convenient to have dilute clear and color- 
less acid on hand all the time. For small jobs 2 ozs. 
of bleaching-powder may Ix^ (juickly crushed in a 
mortar and one pint of hot water added, and after 
mixing and standing a few minutes, poured off and 
through h cloth for use. 

Table-cloths, napkins, handkerchiefs, etc., may be 
put to soak in a tub of cold water containing the 
Javelle water, and worked up and down and around 
with a stick* or the hand several times during an 
hour’s soak, then wring out and put them into a fresh 
tub of cold water containing just acid enough tq be per- 
ceptible to the taste, when they should be thoroughly 
bleached in a few minutes. Any very persistent 
stains may ba touched with the finger dipped in the 
Javelle water and to the sour water once or twice. 

A dipperful of Javelle water is sufficient for a large 
tubful of water for general purposes. If care is exer- 
cised to have the Javelle water free from sediment, 
and to rinse the goods thoroughly free from it, as. 



OF TEXTILE FABRICS. 


89 


well as any acid used, the goods will not be injured. 
Carelessness in local appliciations of Javellc water are 
to be guarded against, dping damage to the fabric 
at the point where applied; not rinsing thoroughly 
out being most common. 

Fruit and sueJi stains do not show, as a rule, upon 
colored cotton goods except as an alterant to the 
(iolor, and in rar(‘ cases th(‘y ri'inove the color. After 
tn'atment with water, to get out all possible that way, 
a little ammonia will usually restore the color. Nine- 
tenths of all cotton colors are dycnl in a neutral or alka- 
line bath, and acids will change them. Fruit juices 
are acid enough to do this, but not strong enough to 
destroy the color, and alkali(‘s, soap, etc., restore it 
at once. Blood-stains, if very old, are removed by 
1 oz. iodide of potassium dissolved in 4 ozs. 'of water. 

To Detect Blood-Stains. 

Tincture of guaiacum and a solution of hydrogen 
peroxide in ether produce instantly v*ith blood or 
blood-stains a tint of blue, ev(m if the stains are 
twenty years old. 

Many medicinal preparations are decoctions or 
infusions of v(‘getablc matters, and if got upon the 
bed-clothing, linen, napkins, etc., produce stains, 
to be treated in every respect as other fruit and vege- 
table stains. 

If the medicines contain metallic salts and lie upon 
the linen for a long time, they get firmly fixed, and 
what does not come out by bleaching and repeated 
local application of Javelle water and dilute acid 
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must be trcat(ul for a moment to muriatic or oxalic 
acid quite strong and thoroughly rinsed off. 

Iodine stains yield to alcc^hol, an(Kif iodine solutions 
have added to them a few drops of liquid carbolic 
acid they do not then make stains. As follows: 45 
parts alcoholic tincture of iodine, 6 drops carbolic 
acid, 1 oz. glycerine, 5 ozs. water. 

All stains not nudallic on white* cotton or linen may 
usually be suc(‘essfully tn*at(‘d with muriatic a(‘id, 
1 })ai't of the acid and 2 ])arts wat(‘r. Ap})ly the acid 
to the stain and allow i»tbout 2 minutes. Then rim^c 
in cold wat(*r. Muriatic acid is a volatile acid and 
does not injure falirics if allowed to dry upon tht‘m 
like trace's of sulphuric ae*iel. Very delicate colors, 
where treated with an aciel to re'inove^ a stain, may 
preferably have ])oweleavel e4ialk applie'd, than am- 
monia, to neutralize the ackl effect. 

To Remove Spots and Stains from Garments. 

Greasevspots are of the most common occurrence. 
To remove the^se from white fabrics is comparative4y 
c'asy, but to remove them from colored fabrics with- 
out at the same time doing injury to the color is often 
very difficult and sometimes impossible. Very much 
(h'pends upoc the skill and perseverance of the 
operator. ‘ Good soap and water is the most universal 
solvent for greasy matters, and where there is no 
reason for not wetting the goods, soap and water 
should be tried. Grease-spots from carriage wheels, 
sewing-machines, or any source containing iron from 
wear of bearings, or carbon from any source, red lead. 
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or any insoluble colored substance, should be firsts 
rubbed thoroughly with some oil that is itself capable 
of being washed out with soap and water, lard or 
fresh butter, olive oil, lirif^eed oil, etc. 

Mu(*h depends upon how this is done. Don’t be 
afraid to use plenty of oil, butter, or lard, and then 
work with th(' fingc'rs, bcTiding the cloth back and 
forth as if you w(‘r(‘ breaking a wire, until upon hold- 
ing it up to the light you s{‘{‘ that the dark matter 
of th(^ s})ot is compli'tely and (wiMily distributed and 
>j^’()rk(Hl up with the oil. When sure this result is 
accomplish('d, then work in a*thick, cold, watery soap 
mass, obtained by boiling up sliccnl laundry soaj) in 
water and allowing to cool. It should have some sal- 
soda add(‘d to it in tlu' boiling. If on touching the 
dry soaji bar to the tongue, it does not ‘M^te,” it 
should hav(‘ some sal-soda added to it ill the boiling; 
work the pi*epar(Hl soap into the cloth where the spot 
is until the oil in its turn is worked up with the soap — 
as thoroughly as the spot was with the (ul. Now, and 
not before, wash out th(‘ sjiot with soapy water. Only 
with very old spots will any trace remain after this 
treatment. Greasc'-sjiots succumb very well if rubbed 
up with kerosene, the kerosene rubbed up with new 
milk, and the whole then worked with soap and water. 

Removing Grease-Spots by Solvents. 

The solvent should not be applied direct to the spot, 
but first make a ring around the spot with the solvent 
and then apply the solvent from the ring toward the 
.spot, continuing until quite a quantity of solvent has 
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.passed through the fabric at the point where the spot 
appeared. A pad may be held under the spot, or a 
plate set under to catch the drip. If the spot is 
treated with a solvent for^grease in any other way 
than here indicated it is almost certain that you will 
have a large ring remaining after the solvent evai> 
orates, fully as objectionable as the original spot. 
Use no solvent that leaves a stain or ring on a clean 
white paper when dropped upon it and allowed to 
evaporate at a gentle heat. The more common sol- 
vents arc benzine, petroleum spirit, gasoline, naphtha, 
chloroform, ether, arut fr(‘sh distilled turpentine 
spirits. Chloroform may be used near a light if need 
be, but the others arc extremely inflammable. The 
so-called dry cleaners put the whole garment into 
benzine, gasoline, etc., and force in ammonia gas 
under pressure, which is very effectual. The vapors 
from benzine, gasoline, and all petroleum ethers are 
heavier than air, and the safest place for bottles 
containing them is near or on the floor. There is less 
danger of their being broken or of the vapors coming 
in contact with a flame. It is always best to scrape off 
all that is possible by careful use of a knife, followed 
in some cases by rubbing with cloth. Remove me- 
chanically all you can. 

« 

To Remove Pine Gum, Pitch, Pine Tar, Rosin, and 
Oil Varnish. 

These, if fresh, and the garment admits of the 
treatment, can all be removed perfectly by rubbing 
with oil and washing out with soap and water/ 
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Scrape or otherwise remove mechanically all that you 
' can first. Spirits of turpentine followed by soap and 
water is very effective. Aipiixture of turpentine and 
alcohol, or alcohol alone, may be used, by making a 
roll of cloth and using it as a dabber. The roll is 
dipped into the alcohol until quite wet, then struck 
forcibly upon the cloth, forcing the solvent through 
into some absorbent placed underneath. Fuller’s 
earth, magnesia, chalk, starch powd(‘r, etc., may be 
placed under the cloth and a hot flatiron held above 
th*e spot and the rosin, etc., •forced away from the 
iron through the cloth and into the dry powders. 

To Remove Wax from Garments. 

Scrape away as much as possible without injury 
to the cloth, then apply benzine in the manner given 
‘for removing grease-spots. 

To Remove Wax Stains from Silk. 

Powdered French chalk and lavender \jater rubbed 
gently into the silk, a piece of clean blotter laid over 
it, together with several thicknesses of biK)wn paper 
and a hot flatiron rubbed over it. The wax gets into 
the chalk as the water dries out. Bruvsh off the chalk 
and repeat if necessary. Have a care not to brush 
too hard or use too harsh a brush. * 

To Treat White Woollen Articles that have Become 
Yellow or Stained. 

White woollen articles become yellow with age and 
the effect of repeated washings with soap and alkali. 
Such articles, when washed, would stay white longer 
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if no trace of soap was loft in them. To this end an 
extra rinsing in wat(T- containing some ammonia is 
recommenckid. Small articles of special value may 
be advantageously treated to a bath composed of 
alcohol and water of each ecjual parts. The alcoholic 
mixture is ap])lied after the goods are washed clean, 
and therefore becomc^s little soik'd, and may be kept 
and used many times. The articles are simply im- 
mersed in it and S(]iie(‘zed out. Hydrogen peroxide 
is obtainable at drug store's, and is very handy for 
whitening small wooll 'n articles. It is used too in 
a large way, but the |)ractic(', to be ('conomical, must 
be as continuous as possible. The bath containing 
the peroxide decomposes continually, and if allowed 
to stand a day or two loses its ('fficien(*y. Make a 
20-per-cent solution of the peroxides and immerse the 
goods therein. After some time take out and air. 
Repeat if necessary. By 20-pcr-ccnt is meant one- 
fifth the bulk of solution is to be commercial peroxide. 
Four lbs, oxalic acid and 4 lbs. table salt dissolved in 
50 gallons of water, and the goods laid in for an hour 
whitens them very well. Sulphurous acid gas, the 
product of burning sulphur, is yet the best and most 
used bleaching agent for woollen materials. Suspend 
the goods in a close room, or a barrel with a lid, and 
burn the sulphur with just enough access of air to 
keep up the combustion and the goods surrounded 
with a dense fume. Leave them suspended over night. 
The goods are moistened before sulphuring; repc'at if 
necessary. They may advantageously be moistened 
in suds before sulphuring, and blued when finished. 
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Wool fibres resist the action of acids very much* 
Ixdter than cotton or linen. Therefore stains upon 
wh^‘. woollens inay be tn'ated with comparatively 
strong acids with little f(‘ar of injuring them, espe- 
cially if they be afterward rinsed. 

Strong alkalies, esp(Tially if hot, attack wool 
strongly and must not be used ('xcept for a very short 
contact with thc^ fabric, and immediately be rinsed 
off or lumtralized with acid. 

P(TS)nrat-ion-stains may be tn^ated with strong 
^)lution of soda and well ring'd. Where so old that 
the woollen looks gray or frowzy, acid, especially 
sulphuric, or oxalic acid and salt t(‘nds to brighten 
it up aft('r the soda treatnuait. Ink may be removed 
by muriatic acid, oxalic acid, etc. Muriatic acid 
1 part to 2 })arts of water, or oxalic acid may be pow- 
dered and put u])on the moistened stain and a few 
drops more of water added and afterward washed off. 

Mould should Ix' wet first with ink and then the’*' 
new stain and the mould taken out with jnuriatic acid. 

Mildew, if goiu' v(‘ry far, is irremovable. It is a 
fungus that preys upon the substance the wool 
itself, alters its structure so that it will not take dyes, 
and finally mak('s it so tender as to fall away at the 
least strain. Mildew only attacks damp goods, and 
in a damp and warm atmosphere proceeds with 
remarkable rapidity. If the goods are at once dried, 
the growth is stopped. Woollen materials containing 
even a little common salt will not mildew, and this 
is extensively practised in mills to prevent it. For 
remedies, rub common yellow soap upon the mildew 
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spot, and then a little salt and starch on that. Rub 
Jlilj, well into the article, and lay in the sun. Soft soap ' 
and salt, or the juice of %lemon, may be used in the 
same way. 


To Wash Flannels. 

Boil up some chipped whitc]^ soap, or any good 
quality of soap, in a smallish quantity of water, and 
when all dissolved cool down in the same vessel with 
cold water, or pour into another containing watcT 
until the bath is just »s hot as can be borne by fne 
hands; then the article's are put in. Do not rub soap 
directly upon the flanne'l, nor rub as in washing cotton 
or linen. Use plenty of suds and souse th(‘ goods up 
and down and squeeze the lieiuor through tlu'm and 
put thrbugh a wringer. The rubber-rolled (‘lothes- 
wringer is in every way far superior to hand wringing. 
After thoroughly rinsing the flannels in clear, tepid ^ 
water, hang in the sun to dry in good weather, or 
by the fire, <^a voiding scorching. 

It is well before washing flannels to look them over 
for mud, chewing-gum, pockets full of dust, lint, etc., 
and remove mechanically all that is j)ossible. If 
shrinking is to be wholly avoided the articles must 
be boarded qr in some way kept out to shape while 
drying. 'If flannels, before making up, are wet out 
in hot water, and then suddenly cooled, and repressed 
after drying or while yet damp, they will not in wear 
and washing shrink nearly so much. If flannels in 
the bolt or roll are put into cold hard water and al- 
lowed to remain until they sink, then taken out 
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drained and dried with the least handling possible, 
vthey do not lose the now appearance, nor will th^ 
afterward shrink ycry much. 

To Wash Red or Scarlet Flannel. 

Pn'jiare a suds of soft or olive-oil soap. Four table 
spoonfuls of flour are added to a quart of cold water 
and then boiled for 10 minutes; add this to the suds. 
Wash the rod or scarlet flannel in this suds, sousing 
up and down, and rinse in 3 or 4 warm rinse baths. 
T];iis will prcs(irve the brightest scarlets. By soft soap 
is not meant the brown home-made article reeking of 
free alkali, but a good potash soap. Woollen articles 
‘always look and feel better where ])otash soap is used, 
and it should be as nearly neutral as possible for 
flannels. In lieu of tlie flour, bran may be used, or a 
‘decoction of clean, dry hay on colored ghods. 

To Keep White Flannels from Turning Yellow. 

In the last rinsing put a tablespoonful of a solution 
of 1 part of oil of turpentine dissolved m 3 parts of 
alcohol. The white woollens after immer^sion in this 
are to be well squeezed out and hung to dry in the 
open air. The theory is that the turpentine converts 
oxygen into ozone when thus exposed to the light. 
The smell of turpentine disappears, lea^^ing no trace 
behind. 

To Clean White Woollen Shawls. 

Brush and shake out as much dust as possible. 
Spread on a table, and sprinkle over it a liberal quan- 
tity of ground white rice or potato starch (not wheat) ; 

7 
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fold up the shawl into a scjuarc, 4aying the powdcT 
liberally between each fold. Lay aside for a day,' 
then tak(i out of doors an^ shak(‘,,and brush out all 
the starch. If the starcli is very slightly blued the 
whiteness of the shawl is iinprov(‘d. Any light gi'ay 
or blue shawl can b(‘ treated in this way and much 
improved, where any procc‘ss of water washing would 
have felted and mattcMl the fibres, giving a most 
mangy and un pleasing ajipearance. 

To Treat Soiled and^ Stained Colored Woollens* 

These articles are of gnvat varii'ty of weight, color, 
and fineness of stock. The aim should b(' to ck'anse 
-them with the least amount of friction and rubbing, 
and to subject them to no siuUlen and gn^at chang(‘S 
of tempe\’atpre. Also to not allow them to lie in rough 
heaps when wc't, but immediat('ly to open and spri'ad 
them in the best manncT ])ossible to conform to th(‘if ^ 
proper shape and to hold them in that jiGsition until 
quite dry before proceeding to press them. Thi'y 
should never be sprinklcxl, but pressed under a damp 
cloth free ol lint. Men\s suits or any cloth with a nap 
should, before drying, b(‘ brushed with a good bristle 
clothes-brush to lay the nap all on(‘ way. If this is 
thoroughly wpll done the pressing is a comparatively 
easy task. 

Some colors on wool are unfortunately not fast to 
steaming; that is, when damped and a hot flatiron 
is applied the color is changed or even dc'stroycd. 
This is only true in certain light and delicate colors 
for ladies’ and children’s wear, and where the dyer has 
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used certain of th^se dyes to shade liis color. There- 
for(' it is well to try a portion of the goods in hand 
and s(‘e if they ar(‘ changc'd, and too if the heat of 
th(‘ iron and danpait'ss caiVbe regulated to prevent it. 
Many coloi'S that s(H'in at first (piite changc'd will 
n'slorc', on standing; and again some are more 
ath'cti'd hy dry than damp heat. 

Where' tlu're are stains u])on colored woollens that 
do not conu' out, in the cleansing it may nearly always 
1)1' assuiiK'd that th('r(‘ has take'ii ])Iace a removal or 
j^lt('ratlon in the' color that will reejuire treatment 
with sp(‘cial re'age'nts lo restore' them. 

To Clean Woollen Clothes Not Much Soiled. 

To clean wooIUti clothe's not much soiled mix 1 oz. 
sul})huric ('thei’ and 1 oz. ammonia in 1 (]uart of water. 
Hub all one way with a s})ong(' we'tte'd \tith the mix- 
.ture to remove tlie dirt. The spongei should be 
s(|U('ez('d out freeiuently, and all ])arts evemly treatee+f 
Rece'iil acid stains are lu'utralize'd by the' ammonia, 
anel the ether lu'ljis to re'inove^ oily matters, anel both 
be'ing complete'ly volatile reM|uire no rimjing out. If 
the arincle is ve'ry soiled it will be neetessary to go 
ove'r it a second time, using fresh and clean solution. 

To Clean a Suit of Clothes. 

Prepare 4 e)zs. washing-soda dissolved in 1 quart 
hot wate'T, anel add to it one fair-sized fresh beef gall. 
Lay the garments flat on a table or board and with 
a brush, the way of the nap, rub well the spots and 
most soiled portions first, and afterward the whole 
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garment. Dip the brush frequently in the liquid 
and when sufficiently rubbed in all parts, rinse im 
clean soft water until the rinsings are cl(‘ar. Pass 
through a clothes-WTinger^if possible, or press out the 
water as well as possible with th(^ hands, but do not 
wring. With fulled cloths it is sometimes pc^rmissible 
to press them while still damp, but it is bc'.st in most 
cases to dry thoroughly while the goods are kept in 
proper shape by stretching, hanging weights, or in 
any manner holding them out to prevent shrinking. 
Bear in mind to keep^ the nap laid as straight as 
possible during the drying; see that the cloth used 
in pressing is free from lint, and the flatiron not too 
hot, and press the seams from the wrong side. The 
rest of the garment from the face. Keep the brush 
handy, ^^d lay the nap if iK'eded as you work. 

To Clean Wool Carpets. 

' Take them up and thoroughly beat and shake them * 
in a good br(jezy place to get out all dust. Have the 
floor scoured clean and when dry replace the carpe^t, 
and if still* much soiled and dingy go all over the . 
carpet with ox gall and water. The secret of success 
is to clean and rinse them thoroughly without soaking 
them through. A pint of fresh ox gall is put into a pail 
of clean soft water and another pail of clean water 
set handy. With a brush rub up a lather upon about 
a square yard of the carpet by dipping the brush in 
the ox gall and scrubbing not too hard, but with just 
the movement that raises a lather, but does not 
remove fibre from the carpet. Now with a soft cloth 
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or large sponge, not too wot, remove the lather, 
aiming to get it by frecjutmt wringing out of the sponge 
in clear fr('sh wat('r. Aft(ir all is done open the 
windows and the iiarpet wjjll soon dry out. Any par- 
ticularly dirty s])ots should be rubbed with strong gall 
solution, only J water. After drying, if grease-spots 
show u[), pulverize and mix e(|ual parts of magnesia 
and fulk'r’s earth. Make into a paste with boiling 
hot water and aj^ply to the spots as hot as possible. 
After drying brush off. It is best usually to let this 
mixture be on over night and until quite dry. This 
o])eration is laborious, but th(k results are good. Soap 
suds and ox gall may be used, but it is not nearly so 
easy to remove, and any soapy residuum catches dust 
and soon beconu's soiled again. Ox gall brightens 
the color of the car|)(d., i‘S])ecially greens. Rugs and 
^ stair carpets can be laid across a table aRci* beating, 
to remov(' the dust, and be treated in the same way. 
, ’ Any wool, silk, or worsted article not too large^ 
that admits being wet, may be most efficiently 
clean ('d as follows: • 

To a suitable siz('.d tub or vessel partly filled with 
water add 2 p(T cent of the weight of the goods of 
sal-soda and an etjual amount of ammonia. With 
coarse goods and fast colors the sal-soda and ammonia 
may be doubled or trebled. Pour now into the water 
a solution of soap in carbon tetrachloride. This 
article may be purchased under the name of tetrapole 
from Farbenfabrikcn of Elberfeld Co., and is most 
valuable. It is entirely neutral, will not injure colors 
or the most delicate or sensitive skin, is miscible with 
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cold water in all proportions, and as a romovc'r of 
grease has no equal. The (juantity to b(‘ used de- 
pends upon the condition of the goods, and a trial 
will determiiK^ if enough lijjfs Ikh'ii a'ddi'd to tlu' bath. 
Excess do(\s no harm. If very large or bad grc'ase- 
spots appear, concentrated tetrapoh' may be applic'd 
to them, without fear of injury, before' or after they 
have been in the bath. S})ots of grc'ase can be thus 
rinsed out without wetting the garment throughout. 
The only precaution is to add the tetrai)ole to cold 
water first, and if warm water is wislu'd, add it later. 
Adding tetrapole to hot wat(T cause's a le)ss e)f the 
volatile carbon tetraeddoriele. (^)lel wate'r, e)r at most, 
warm water, is all that is nee'de'el, and the' ode)r is 
quickly lost on drying. An eejual inone'y value; of 
tetrapole will do as much work as se)ai). The; labor 
and time' aiv; shortene'el, anel above' all s[)ots come 
more easily out of the ge:)ods. The fe)rmation of lime 
gnd magnesia soaps in the bath anel uj)on the gooels 
is in great measure avoide'd anel the gooels fee'l softer 
and keep clean longer than if washed with soap. 

To Clean Woollen Stockings and Hose. 

Boarels made to fit the stockings anel hose are 
almost a nece'ssity whe're first-class work is to be 
done, that by*elrawing the articles one' by one upon 
them when the washing anel ilnsing is finislu'el they 
may keep their original size anel shape. White' woolle;n 
socks for laboring men, anel ineligo blue; articles of 
footwear shrink and thicken very fast in the ordinary 
way of washing and drying. Never rub soap directly 
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upon the stockings. Where they are very soiled two 
soaj) baths are provided, the first very soapy, into 
which th(^ stockings are best ])ut one l)y one, but may 
be thrust under sW(Tal a*i a time and lifted almost 
at once. Drain and s(]U(‘eze just so they do not drip, 
finish the washing in the s(rond soap bath, avoiding 
rubbing, but by an effort sepH^eze the soai)y li(iuid 
through their substanc(‘, and rinse well in water of 
the same tcanperature as the soap bath. 

To Clean Woollen Underwear. 

• 

l^oai’ds for tlu'se ai*(‘ very n('C(‘ssary if tlu'ir shape 
and comfoi't and good appearanc(‘ ai’c can'd for. 
Ammonia in the soapy bath b'lids to fluft' and k('ep 
them soft and easy to fr('e from soap in tlu' rinsing. 
Stains from })erspiration, contact with k'atjier, but- 
tons, ('ic., may be touclu'd with (piitc' shaip-tasted 
/muriatic acid, and' rins(‘d, or ))owd('r(‘d oxalic acid 
and salt. Colon'd und('rw('ar must b(‘ tn'ated pretty 
carefully that tiu' spot may not b(' wor^('. Perspira- 
tion turns cochineal-red shirts a dirty faded blue 
that is helped by acids. • 

To Remove Paint. 

Paint, when fresh, washes out as readily as any 
grease-spot. As it ages and oxidizes it*t)eco]:nes more 
and more difficult to soften and remove it. Paint- 
spots on very dc'licate colors, wh('n old, will require 
treatm('nt calculated to remove the color along with 
the paint. Oil the spot and rub the oil in patiently, 
striving to blend the spot with the oil. If the spot is 
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very old allow to lie with the oil upon it for several 
days, rubbing occasionally to see if the paint is soft- 
ening. A few drops of turpentine, kerosene, or any 
solvent for greasy matters jjfiay be a^ded and worked 
in. Old lead paint is very persistent. Finally, wash 
out like a fresh grease-spoL Large quantities of such 
materials, like paint and tar clips from wool-sorting 
plants, are treated as follows: 

Weigh u]) the material to be treated, and for every 
5 lbs. of it weigh off 1 oz. of caustic soda, which dis- 
solve and add to a tub of sufficient size to hold the 
batch. Crowd the matlTial down under the water 
and mix by poling. Allow to stand for several days 
in the cold, poling up occasionally, and testing the 
spots of [)aint until they spnjad out under the fingers 
to a smear, them wash the whole in the usual way in 
machines *or« hand tubs. Tar is more resistant than 
paint, if old. Th(' writer is of opinion, after many 
axperiiiKnits, that when tar has weathennl enough to 
become l)rittl(', it is quit(‘ hop('less to try to remove it. 
When fresh it rubs up w'ith oil and will wash out. 
The; pnqjaration of soap dissolved in carbon t(‘tra- 
chl()rid(? is most excelk'iit for n'moving paint when 
fr(‘sh, or wIkti softenc'd by oil, and preserves the color 
of the article mow fully than soap and water. Var- 
nish is treatedi same as for paint. 

To Restore the Lustre to Woollen Cloths Removed 
by Washing. 

Brush the cloth over the way of the nap with a 
cloth-brush wetted with very weak gum water. Lay 
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over it a piece of heavy glazed paper or sized cloth 
• (the paper is best), and apply a weight, or put in a 
screw-press until »dry. Kyeatcd press-plates arc used 
in a large way for this puipose, alternated with folds 
of cloth and paper until several feet in height, then 
a powerful serew-press is brought down upon it for 
some time. This is repeated to bring what was the 
{‘dge of tlie folds to the centre. It often happens in 
rciinoving a spot or stain from woollens the lustre goes 
with it. The treatment with gum water after brush- 
flig the nap level and the righ^way will (|uitc restore it. 

To Restore the Nap on Cloth. 

Where the nap seems to be worn away and the 
cloth still has a good body, the nap may be restored 
by soaking the cloth thoroughly and .laying on a 
smooth board. Then with a half-worn hatter's card, 
a well-soaked teasel burr, or even a cockle burr, ^r 
thistle-head, scratch up a new nap. Brush finally 
the right way of the cloth with or without gum water 
and press. Care must be taken not to overdo this 
work. 

To Wash Woollen Shawls. 

Make a good suds as for flannels and to it add 3 
tablespoonfuls of spirits of turpentine and one table- 
spoonful of ammonia. Souse the shawl up and down 
and* press out and through it until apparently the 
suds has done its work. Rinse in plenty of clear 
water, warm to be comfortable to the hand, and if 
delicate colors likely to run are present, rinse in 
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another water containing salt. Fold between two 
sheets so that the folds of shawl are entindy sc'parate^. 
and finally ])ress with a cool iron. ^Shawls so tn'atf'd 
look very ninch n^freshed! Fringes may be b(‘aten 
with any srm^th article like th(' back of a hairbrush, 
avoiding to strike forcibly enough to detach the fringe. 

To Clean Colored Woollen Dresses. 

Four ozs. ])otash (or soft) soaj), 4 ozs. honey, the 
white of an ('gg, and 4 tabh'spoonfuls of gin. Mix all 
well together and add ^ust ('iiough water to have it 
work w(‘ll with the brush. ' Such parts of the dress as 
cannot be laid flat should b(‘ rij)ped apart, then with 
a ratlKT stiff brush, on a smooth tabh^, scour the 
whole thoi’oughly. Afterward rins(‘ thoroughly in 
cold watyr, leave to drain well toward the narrow(‘st 
])oint, and while yet quite damp iron with a })iece of 
muslin laid over the dress. Keep the dress ^(juit^r 
sunooth during the brushing, and brush as evenly as 
possible the way of the cloth, which is always down 
(toward the feet) when worn. 

To Wash Colored Woollens. 

Colored woollens may be well washed in a solution 
of one part of watcrglass in fifty parts of water. The 
bath should be 100 to 120 degrees Fahr. 

Boil 2 lbs. soap shavings to a paste with water, and 
add 6 to 7 gallons warm water, 1 tablespoonful spirits 
of turpentine and 2 tablespoonfuls of ammonia, and 
mix thoroughly. Have the bath at about 110® Fahr. 
and put the goods to soak for 1 hour. Have the tub 
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covoml, while soaking, and then souse the goods up 
•and down to work the li(juor through them and rinse 
in fresh warm w^tca*. The soap liquor may be re- 
h(‘at(Ml, and about half as*mueli turpc'ntine and am- 
monia addf'd^nd used ov(T“ again. Wash the least 
soiknl article's first. 0))S(‘rv(^ when lianging the goods 
to dry to have' them as nearly as possible pulled and 
stretched to the'ir proper shape. 

To Wash Flannels and Woollen Articles. 

• Shave a little white' soap jnto a pail, pour water 
boiling hot upon it to elisse)lve' it, and add a table- 
spoonful of ammonia. Pour the' he_)t suels upon the 
flannels in a tub anel pe)le' the'in up with a stick, as 
the suds is t oo hot fe)i’ the hanels. Se jueeze out through 
a wringe'i’ and })Our upon them a fresh suds with only 
one-half the soap. Have this suels as hot as can be 
/ITornci anel rub the* soik'el s|)ots, but never rub fresh 
soap on them. Wring into clear hot water containing 
just a little ammonia for the rinse#bath; wring 
through the wringer as elry as iiossiblc and dry 
quickly. Ne'ver scrub flanne'ls on a waf?hboard, nor 
rinse in cold wate'r, as either will cause them to shrink. 
Never use soela or bleaching-powder on flannels. 
When they are' elry, stretch the'in anel rub all over with 
a clean rough flannel, to keep them fluffy and soft. 

To Iron Flannels. 

Flannels are best if not ironed, but where thought 
necessary to do so, lay the dry flannel upon the 
ironing-board, covering with a damp cloth, and iron 
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over this. Use a moderately hot iron and press 
heavily. 

To Wash Woollen^. 

Separate the white from the colored woollens. For 
white woollen articles make a very hot suds, to which 
add a liberal quantity of powdered borax, or lump 
borax dissolved in boiling water. Plenty of borax 
gives to white woollens a softn(‘ss and looseness of 
texture and a brilliancy of whiteness which frequently 
they do not possess when new. For a very choice? 
article, where shrinking is to be avoided and wanted 
to look the best possible, pass it once through the 
wringer when the dirt is washed out and from very 
hot rinse water, then repeatedly through the wringer 
with soft»dry drilling or a dry sheet around it. After 
several wringings in the dry cloth the flannel will feel ‘ 
almost dry, and finish the drying In a warm place k\ 
tlie shade. For the colored woollens add to the suds 
sal-ammoniac; Prepare two tubs by dissolving 2i ozs. 
yellow soap in every 2 gallons of nearly boiling-hot 
water in the? first tub. Have this tub pretty full and 
take from it for the second tub and dilute with water 
not so hot until it is about half as strong with soap 
as the first, and add to this second tub one table- 
spoonful ‘of spirits of sal-ammoniac for every gallon. 
Take the smaller and cleaner articles first, just a few, 
say, three or four pairs of socks or equal bulk of other 
goods, and push them down and about with a clean 
stick. If the stick has a flat square piece upon the 
end it will aid in squeezing the articles on and against 
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the sides and bottom of the tub. When sufficiently 
•worked, S(iueczc as dry as possible, and into the tub 
containing sal-ammoniac. Work in this and look for 
spots, which rub out, and wring by a clothes-wringer. 
Pull the garments as well as possible into shape. 
Undershirts should be stretched in the width, espe- 
cially the sleeves, which tend to become slim and long. 
In hanging on th(^ liru^, hang them to favor the true 
shape ; for instance, with jackets and undershirts, hang 
only crosswise, collar to the right and tail to the left. 
'' To economize heat, water^> soap, etc., it is of im- 
portance in washing woollens that but few articles 
be handled at a time. It is also very important that 
the suds be kept hot, or be reheated. A good plan 
is to replenish the first tub from the second and 
adding fresh hot suds to replenish and some sal- 
ammoniac or borage, according to whether the goods 
’ De c^fed or white. Even suds that is almost black 
oan^be further utilized by allowing to settle and 
pouring off the upper portion, and «sing for first 
washing of coarse colored cloths, rugs, etc. 

9 

To Clean Carpets. 

To Sweep a Carpet. 

Before applying the broom, have at hand some 
material to scatter upon the carpet to catch and 
je^aln the dust, as sawdust, tea-leaves, salt, meal, etc. 
If al^o the broom is dipped in soapsuds once a week 
it f)ecomes tough and pliable and will not cut the 
carpet. It is best to scatter the slightly damp 
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material over but a yard or two of carpet at a time, 
and swe('p from one coriK'r of th(' room where it 
is not likely to b(‘ so dirty. AftcT sweeping along 
a few feet take ii]) the 'oulk of the sweepings and 
scatter a fresh portion. When across the I'ooin, return 
on th(‘ next breadth, and so on until the room is 
finished, moving as best you can th(‘ furniture. The 
tannin of the t(‘a-leaves, oak-sawdust, also the salt, 
tend to bright('n many colors. A pint of ox gall to 
a pail of water is an excellent thing to apply to spots 
on a carpet. Work with a brush and sponge off with 
clear water, having th(‘ sjionge as dry as possible. 

To Clean Chamois Skin. 

Chamois skin (wash leath(‘r) nnjuires to be kept 
clean, soft, and free from any hard jiarticles that will 
scratch varnished surfaces over which it is rubbed. 
Chamois leather washes like any 'tine piece woolJe^i 
'cloth, except that the leatlnu* is injured by hotxwater 
if beyond a,keat that the hand can comfortably bear. 
They must also be kept from drying stiff by having 
the last water quite soapy or by putting a little 
glycerine in the water from which they are last taken, 
and before quitti dry be pulled and worked until 
(juite flexible and soft. 

To Remove Roofing-Tar from the Hands and Gar- 
ments. 

Roofing-tar (coal tar and asphalt) is not in tl\.e least 
affected by washing with soap and alkalies, even' when 
fresh. If rubbed, however, with tetrapole until soft- 
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ened, which is quickly accomplished, it will rinse out 
with cold water. Rubbing up with oil until thoroughly 
incorporated with it will render tar of this sort re- 
movable with soap and w^er. Kerosene softens it, 
and with skimmed milk and soap it comes out fairly 
well. 


To Wash Silk. 

The cleansing of silk is a very nice operation. 
Many of the colors are liable to be altered or removed 
b^ washing in hot suds. Wherever possible a small 
piece of the goods should first be opei’ated upon in 
order that the solidity of the color may be determined, 
and the general effect noted of the menstruum em- 
ployed for washing. No person should ever wring 
or crush a piece of silk when w(‘t, for the creases thus 
‘made may remain fonwer, especially if ‘the silk be 
thick aj^j^UkrcT. A good way to cleanse silk is to 
spn^ it upon a clean, smooth board and brush with 
Srather stiff bristle brush dipped in & rather stiff 
solution of good neutral soap. Nap is not usually 
present upon silk; still it is best to brush mostly in 
one direction, as it is easier to sec what progress is 
being made, to note the general effect of the work, 
to observe if spots are coming out, and the evenness 
of the work. The soap should be removed by .brushing 
both sides with clean, cold, soft water rather copiously 
an^oaking up excess with a clean soft sponge. The 
may be dipped finally in alum water and, not 
too^et, rubbed on the face of the silk, to prevent 
colors running. Though all colors may not withstand 
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alum, still 1 oz. of alum to the gallon of water does 
not alter most colors noticeably; best try it on a small 
piece first. 

To Glean Silks and Silk Unions Having Delicate 
Colors. 

Peel and grate raw potatoes to a fine pulp. Add 
one pint of water to each pound of potatoes. Pass the 
liquid through a rather coarse sieve or cloth into a 
vessel and allow the starch to subside. Pour off the 
clear for use. Spread the article upon a table which 
is covered with a sheet, and sponge the fabric until 
the dirt is removed, then rinse sev(‘ral times in clear 
cold water. The colors will not be injured. Prints 
can be successfully treated in this way. Avoid 
wringing the fabric unless through a wringer. 

To Wash Silk Ribbons. 

Silk, DASiASK, Satin, and Brocade Ribbons. 

Rub the* materials with a yolk of egg or Venetian 
soap, wash them in tc'pid water, rinse, and dry. Next 
dissolve good gum tragacanth (gum dragon) in equal 
parts good white vinegar and soft water. Strain the 
solution, through a cloth. Dip the fabric in the gum 
water, very thin, and brush out the bulk of it as far 
as possible. Spread the ribbon flat and dry (juickly. 
Iron when quite dry. The gum wat(T sholildT be 
about half the consistency of bandoline for thfSliair. 
Gum dragon swells enormously, and a very little \)f 



OF TOXTILE FABRICS. 


113 


it suffices. Soak the gum over night, warm up in the 
same wat(T, and acid the vinegar. Don’t be afraid 
of getting too thin.* Kec'ps utH, and if used to moisten 
the hair causes it to kc'c^p its })osition much better 
than when tlu^ hair is donc^ in the ordinary way. 

To Wash White Silk Stockings. 

Wash in the ordinary way with good soap lather 
and rinse well to remove the soap. Then hold them 
o^-er the fumes of burning sulphur, stretching the 
stockings so that the fumes get to every part of them. 
Turn the stockings inside' out and draw up on a frame 
and smooth with a glass roller while still moist, and 
dry in the sun. 

To Wash Silk Pocket Handkerchiefs. 

Soak the handken'hiefs over night. Any containing 
snuif should be soaked by themselves, and after 
rinsing ])ut with the others. Wash ^n lukewarm 
water. Have a rather concentrated solution of soap, 
as neutral as can be obtained, in a basin; work the 
handkerchiefs in this one at a time to soap them, 
and then wash in the warm water. They may wait 
to be rinsed all together. If yellow oi; stained they 
should be sulphured. Put sulphur in an iron pot, or 
melt and dip into the melted sulphur rags put in a 
spliL stick. The latter can be thrust into the ground 
arM ’gnited and a barrel containing the suspended 
handkerchiefs turned over them. Sulphur for several 
hours. 

8 
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To Renovate Black Silk Grape. 

Skim milk and water with a very little glue or 
g(4atine in it made scalding hot will n'ston^ old black 
rusty crajje. If clap])('d between the hands and pulled 
gently till dry it will look as good as new. 

To Wash China-Crape Scarfs. 

If the fabric is good it may be washed as frecjnently 
as need b(; with no diminution of its Ix'auty, ('V(‘n if 
various shades of green and other coloi’S app('ar in it. 
Make a strong lathc'r with boiling water and shav('d 
soap, let it cool, and wash the scarf quickly by dip- 
ping in the lathca-, s(jueezing in the hand and washing 
out in clean water just warm to the hand. Rinse 
in water containing a handful of salt, sqiu'eze as dry 
as possible, 'aiid pin to the line at the extreme edges 
so that no part is folded upon itself,— 4)ry as quickly 

possible. 

Tp Wash Black Lace Veils. 

Any article' of black lace can be successfully washed 
in this manher. Mix .J pint beef gall with J pint hot 
water, have as hot as the hand will bear. * Thrust 
the v(‘il into the mixture with the hand and open and 
shut the hand around the veil repeatedly. Rinse in 
two portions of frc’sh water, the last one very blue 
with bluing. After drying, dampen with very weak 
glue wat(‘r, bandoline, or gelatine water. Clap^it 
between the hands; open and pin the edge ve^y 
nicely to the line. A\R(‘n dry iron on the wrong i'ide 
over a linen ironing-sheet. 
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Silk Ribbons Having Gold or Silver Threads. 

* Boil the ribbons in honoy-water to protect the 
colors; then wash in solution of ox ^all and soajj; 
manipulate the ribbons with on(^ hand while pouring 
the soap and gall solution ov(‘r them with the other 
hand. After washing, dip in ch'an gum wat(‘r, 
either gum Arabic or gum dragon, and press betwc'en 
mangle rollers. Fasten souk; weight to one entl of 
the ribbons and hang to dry; the quicker they dry 

the better they will look. 

• 

To Clean and Revive Black and Other Silks. 

Cut an old kid glove in fine jiieces and pour a pint 
of boiling water u})on it. Cover, and let stand all 
night in a warm place. Boil it up again in the morning 
and strain it, and add J tablespoonful of alcohol. 
Use the warm solution, and sponge the silk on the 
right, or face, side, and pr(‘ss immediately on the 
back side. For white or light silk us(^ a white or 
pale glove. A flaniud dipped in gin W good to rub 
and restore all dark-colored silks. 

• 

. Black Reviver for Silk. 

Bruised galls 4 ozs., 1 oz. each of extract of log- 
wood, sumac leaves, copperas, and filings of iron free 
of grease. Put the galls, logwood, afld sujnac into 
a quart of good vinegar and keep in a warm place 
24 hours. Then add the cruslaxl coppi'ras and iron 
filings, and let stand for one week with occasional 
spring. Keep in well-stoppered bottles. It may be 
applied to faded spots with a soft sponge, on the end 
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of a wire and attached to the cork. It is also very 
good for restoring th(i black color of leather. Remove 
all grease from the leatln'i* before applying. For silk 
not much faded })iit ] ]iii\f, of the Teviver in I gallon 
of wat(‘r and a cupful of ox gall. Make hot, and 
sponge the silk not too w('t, and dry and smooth 
with an iron. 


To Wash Black Taffeta. 

Wash in three baths containing Ven('tian soap. 
Rinse and stiffen with gum Arabic wat(‘r and a little 
vinegar, or rub the fabric with a s})Oiige dipp(‘d in 
beer. Wring between cloths and iron on the wrong 
side. 

To Wash White Taffeta. 

Soak one hour in warm water. Make a 2“gallon 
solution containing 2 ozs. Vemdian soap (or any 
good soap) and a double handfid-of bran. Rinse, 
sulphur, and stiffen by passing through a very thin 
solution of gum Arabic or gum dragon colored slightly 
blue with Saxony blu(‘, or any good bluing, mangle 
between two cloths, and afterward brush th(' surface 
lightly. Venetian soap presumably contaiiis some 
Venice turpentine. 

A Preparation of Soap for Washing Silk. 

150 oz. soap, 

150 oz. ox gall, 

16 oz. honey, 

16 oz. white sugar, 

25 oz. Venice turpentine. 
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Melt all together, and pour into a mould lined with 
a damp cloth. Tlu^ soap will become hard and ready 
for use in 24 hours. 

Ox Gall. 

This is the contents of the gall-bladder of beef cattle, 
and may be obtained from slaughter-houses. It is 
b(\st when fresh, I Hit several galls may be procured 
when convenient or ordered sent to the house, and 
the contents may be (mij^tied out and treated, to 
^resc'rve them. One pint ox gall and 2 ozs. of pow- 
dered alum are boiled togetlfer, to which add 2 ozs. 
common salt. Let the liquor settle, and add a few 
drops essencic of lemon. Pour off into a bottle and 
cork tightly; or — 

Stir 45 parts ox gall with equal quantity of hot 
water, and add 2 ozs. alum. Stir the nlixture for J 
hour, and when chid filter; the filtrate is colorless; 
add to this | of its bulk of strongest alcohol, hi 
stand 2 days, and pour off the clear for use. The 
crystals of alum, etc., remaining are of no value; or — 

Empty the gall into a bottle, put in gi handful of 
salt, a*teacu})ful of gall to 5 gallons of water will 
prevent colored articles fi’om fading. 

A Scouring Liquid. • 

22 gals, hot water, in which dissolve 
15 lbs. white Marseilhjs soap, 

10 lbs. carbonate of potash, 

1 10 lbs. extract of Panama. 

’ In another vessel mix 15 qts. ox gall or sheep gall, 
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3 |)ts. ammonia. Take J of the soaj) mixture and | 
of the gall mixture and add some aromatic essence. 
Heat, let cool, and add 3 gallons 90-per-cent alcohol. 
Decant and filter. #■ 

To Clean Silks. 

Washing silks in th(‘ wa}' that linen is washed spoils 
them, no matter how can^fully it is done, and there- 
fore should newer be done unless absolutely necessary. 
It is far Ix'tter to lay them on a flat surface and 
sponge th(‘m with soapy wat(‘r and rub with dry 
cloths and iron on theVrong sid(‘. If the article is 
of such sha[)(‘ that it is inconvenient to iron the 
wrong side, it may ])(‘ done on the right side with 
thin pajier laid over to fmwent glazing. If faded, 
sponger ov(T with al(*ohol, or any reviver of colors 
before presshig with the ii‘on. 

Bullock’s gall is a universal reviVer of colors and 
one of th(i bc'st detergc'iits. Where it is deemed best 
to wash the silk {)ass it through and through the soap 
liquor, working the mon^ soIUmI placets and spots 
with a s(|ue/^ze of tin; hand. For white silk there 
should be employed a white soap containing very 
little free alkali, well rinsed, and stretched with pins 
to dry. White may be; bleached with alcohol con- 
taining its bulk of muriatic acid. For black and 
dark-colored silk, best use no soap, but sponge with 
ox gall and hot water equal parts, and use warm on 
both sides of the silk. Remove the gall thoroughly 
by sponging with clear, warm, soft water. Last^, 
if the silk needs to be stiffened, sponge over with glue 
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or gelatine water on the wrong being careful 
to do it evenly, and dry (luic-kl}^ The glue water 
must be very thin. Smooth with a warm iron on 
th(^ wrong side. Rliin or cititern water is termed soft 
water. Usually well waters contains more or less of 
lime or magnesia and other mineral matters, and are 
termed hard water. 

To Bleach White Silk. 

The article to l)e bl(‘ach('d must be first cleansed 
fr^)!!! grease and dirt, and the; ])rocess of cleansing 
chosen with due regard to th^^ nature of the article, 
and all the cleansing agent thoroughly removed by 
sponging, rinsing, etc. Use peroxide of hydrogen, one 
part of peroxide to four parts of water with or with- 
out traces of ammonia or soda lye. The silks are 
^sim})ly laid in th(' li(juid to steep as long* as* may be 
m'cessary. Heat '(h'composes the li(]uid, but accel- 
erates th(^ bleaching; but nevcT* heat above 90° Fahf. 
Setting in tin* sun is sufficient. The bleaching goes 
on for some time after the article is taken out of the 
bath, and yet moist; therefore do not, hurry the 
drying. .White articles of wool are bleached by iden- 
tically the same process. When the goods have laid 
long enough in the bath, and also lain as long as 
de('med necessary after taking out of tfee bath, rinse 
in soft water and dry. 

To Remove Tar-, Grease-, and Oil-Stains from Silk. 

Rub up the tar with fresh oil. Don’t rub so hard 
as to break the grain of the silk ; best use a brush with 
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the silk drawn tight over a bottle. Old oil- and 
grease-stains may well be tr(‘at(‘d as for tar. Linseed 
oil stains, if old, yellow the fabric so the spot needs 
bleaching. WIkti you h^ve got the spots prepared, 
remove by brushing with a tooth-brush dipped in a 
solvent for grease. For very small spots lay the silk 
over the end of a concave-bottomed bottle, the spot 
in the center, and wet the high edges with clean 
solvent and work toward the centre so as to have the 
solvent drip through the centre. AVork a bit with 
one finger end to cause any solid matter to work 
through. Endeavor tb prevent spreading in every 
way possible. 

To Treat White Cotton Goods. 

By far the larger part of garments and other 
articles ihade for use in the form of cloth are of white • 
cotton. White paper is also to be- classed under the 
same head. They are both nearly i)ure cellulose, a 
vegetable substance composing a large part of all 
plants, trees, grass, etc. Cellulose may be considered 
as insolublp in alkali(‘S. Cotton goods, uncoloretl, 
may therefore be treated at any heat up to thu boiling- 
point with very alkaline solutions without sensibly 
affecting their stnmgth or wearing qualities. Most 
forms of grease and dirt yield to such treatmejit 
and come out in the boil. It is always well in the 
boiling to have the boiler covered. The cover holds 
the steam almost to the exclusion of the atmosphere. 
Cotton [)rojecting above the surface of the boil is 
very apt to acquire a stain from oxidation unless a 
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cover is provided. These stains are usually gray in 
color, ihougli sometimes brown or brownish. They 
*ar(^ probably oxidation products same as the weathered 
app('arancc of an ^Id wood^ house, or fence-rail. The 
brownish stains probably arc from metallic salts 
from rusty boilers or fruit juices (pectous matters). 
Either one is very permanent, and an ounce of pre- 
vention is b('tter than a pound of cure. To remove 
chances of these stains and to soften and remove as 
much as possible of dirty matter, that might boil in,’^ 
tht) white cotton goods should be soaked over night, 
wrung out and rinsed before* going to the boil and 
specially all stains of vegetable nature, blood, dis- 
charges from the body, r(*moved in cold or hot water 
free of alkalies before the boiling is proceeded with. 
Also the very soiled and stained things should have 
. a separate boil by themselves. Stains remaining after 
boiling require usimlly to be bleached. Very much 
of th(^ tendered cotton W(^ get from washer-women aad 
laundries is from an ill-advised use of bleaching 
li(|uors and compounds. 

The boiling li(]uor from which the cleanest clothes 
have bepn takem may be used again for articles not 
needed to be so white, that have been sorted out from 
the first lot. A tablespoonful of turpentine, kerosene, 
and some other things are recommcndoil to be added 
along with soap and alkali in the boiling of white 
clothes. 

The “sudsing water is a matter of importance. 
It should be clear, soft water, and warmed so as not 
to chill the clothes and cause loosened-up matters 
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to “.set.” Ammonia in the water, or borax, is a 
great beni'fit. The goods are lifted from th(' lioiler 
with a pole of convenient size and sliajx', oft(Ti f()rk(‘d 
at the end to facilitate getting a grhsp upon th(' cloths 
and sort of winding them up so as to express as much 
of the “boil” as possible and also to expose as little 
to the air as possible, and transferred with a dex- 
terous twist into (not on top of) ihn sudsing bath. 
They may lie in the sudsing bath for some timi! 
without any ill results, or until the next boilerful 
has been got going. They may now be soused up a^id 
down and wrung out ‘into the rinsing water, which 
may, or may not be the bluing water. The writer 
considers that too great care is impossible in rinsing 
and bluing cotton goods. 

Yellow cist(Tn water is found in many places. This 
is very objectionable, and the water in the cistern- 
should be thrown out and the l-istern ch'aned and 
provided with a charcoal filter, which is a small 
cistern at the side and above the main cistern, and 
connecting with it by a rather large conduit protected 
by a screen, The charcoal should be as free from dust 
as possible. A layer of gravel is laid over the screen 
to the conduit and the charcoal placed in the filtering 
cistern as evenly as possible to § to J its capacity. 
A board or Stone is so placed that the water first 
strikes it and is spread over the charcoal. 

Where from any cause the water in the cistern 
cannot be thrown away, it may be deodorized and 
cleared perfectly, making it even fit for drinking 
purposes. 
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A saturated solution of permanganate of potassa 
is one of the most efficient and elegant of all disin- 
fectants. A teaspoonful in a soup-plate full of water 
placed in a room is v(Ty usoful to remove bad odors ; 
when the pink color disappears add more perman- 
ganate. Crude piR’manganate of polassa is sixteen 
times cheaper than the pure, and is just as good for 
deodorizing purposes. Its solution is green, but even 
in the cold, and rapidly on boiling, changes to pink, 
and is fit for use. About a tablesfioonful pi'r hogshead 
is«g('nerally (‘uough to purify the water in a cistern. 
Even if an excess is added it is only necessary to put 
a clean white piece of wood, or a cup of tea, into the 
-'isterii to remove th(^ red color. The small amount of 
potassa remaining in the cistern (not grain per 
gallon) cannot do any harm. ^ 

Bilge water in boats and large ships* may be 
very successfully treated with permanganate of 
potassa. • 

Besides the better appearance of h^r wash, the 
housewife can well afford the little trouble and ex- 
pense' of purifying the cistern water. It m very dis- 
agre'eabk? to think of that putrid smell so often met 
with in kitchens, and from purely hygienic motives, 
all that is possible ought to be done to keep a water 
supply clean and vsweet. * 

From a variety of cauvses, boiled cottons acquire a 
faint yellow tint; especially is this true where not 
well soaked and rinsed or from having unbleached 
cotton boiled along with the white goods. The effect 
of “bluing” is to overcome this, and if a bluing is 
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selected having a reddish sliade of blue, the result 
is more perfectly to restore the goods to a white con- 
dition. Bluing must b(‘ very carefully dissolvi'd and 
thoroughly mixed with •the bluing wat(‘r, and the 
goods put in well opened out and the bluing-tub 
never (U'owd(Ml with materials to be blued. After 
bluing they should b(‘ wrung so dry as not to drain 
when hung, and the drying done as (|uickly as possible 
in the open air. 

To Fold Clothes from the Line. • 

Fold the fine articles and roll them in a towel; 
then fold the rest, turning them right mh out. Lay 
the colored articles separate from the rest; shec'ts 
and table linen should be shaken and folded. Starch(M 1 
things are* very apt to mildew, and the other un-. 
starched things may mildew if loft to lie too long. 

«) 

To Iron Clothes. 

f 

The ironing of the every- week wash may be said 
to be a mhttcr too simple to need any elucidation, 
and that plenty of good hot “flats” and elb(5w grease 
are the prime requisites. However, in ironing a shirt, 
first do the back, then the sleeves, then the collar 
and bosom, and finally the front. Iron calicoes gen- 
erally on the right side, as they keep clean for a 
longer time. In ironing a frock, first do the waist, 
then the sleeves and then the skirt. Keep the skirt 
rolled while ironing the other parts, and set a chair 
for the sleeves while ironing the skirt, unless an iron- 
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iiig-board is used. Silk should be ironed, if at alb 
on the wrong side, while quite damp, and with a very 
moderate iron, or the colors will “steam out.” Al- 
ways iron lace and needlework on the wrong side 
and put them away as soon as dry. Damp velvet on 
the back and draw it around the iron set upon end, 
holding it straight. 

Scorched Linen. 

It often happens that things get scorched in the 
ironing, and rendered theix'by very unsightly, if not 
permanently injured. To restore scorched linen is a 
matter of great difficulty, and where the scorch ac- 
tually consumes the thread, is hopeless. Slight 
seoi'ches often disapp(‘ar in subsequent washings, but 
this may be hastened and greatly aided by applying 
tlie following composition: 

Beat two large onions to a pulp in a mortar, and 
(‘xpress the juice; add to this 2 ozs. pulverized fuller’s? 
earth, or any clean dry clay, J oz. scrapi^d soap, and 
1 oz. dry hen’s drofipings, and I pint of strong vinegar. 
Boil this mass for some time and stir occasionally 
until it is* quite thick. Spread this thickly over the 
entire size of the scorch and let lie for twenty-four 
hours. With light scorching this is sufficient, but 
if bad another application is necessary.* Wash well 
each time and a complete cure is usually effected. 
Keep the balance of the compound where it will not 
dry out, in -a jelly tumbler with a rubber or similar 
receptacle. 
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To Bleach Yellow Linen. 

Never try to bleach linen before washing; if the 
bluing does not restore it, it must be bleached. 
Work the linen well in water containing some clear 
solution of blea(*iiing-powder, and afterward rinse- 
well in clear wat(‘r. Avoid using too strong bleaching- 
liquid. Use as little as may be. A slight souring in 
water containing acid after being in the bleach and 
returning to the bleach bath will thoroughly whiten 
the goods without further addition of bleaching-pow- 
der. Rinse well when done. 

To Detect Cotton in Linen Goods. 

Remove the size by boiling in water, then unrave 
some threads from both warp and filling and put into 
a solution of fuchsine in aniline. Both become dyed, 
but take out and wash and put, while damp, into 
, ammonia. The cotton thnmls will lose their color. 

To Clean Lace, either Silk or Thread. 

Make in a boiler a very strong lather of white soap 
and clear soft water and add a few drops, of strong 
ammonia. Sew around a black bottle a piece of linen 
or muslin; tack one end of the lace to the covering, 
and then wLul the lace around the bottle; wind from 
the top downward, having the edge of the lace down 
in such manner as to keep covering the ed^e; secure 
the end finally with needle and thread. Fill the bottle 
with water at same temperature as the lather in the 
kettle and secure the bottle upright in the kettle by 
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strings tied to the eai*s, and around tlie ru^ek of the 
bottk'. Boil it for an hour, k(;(‘|)ing tlu; licjuid above 
the lace, and when^ c^kvan ixanove the bottle, drain, 
and rinse with very warm wat(‘r and dry in the sun. 
When dry wind it round a ribbon block, or lay in 
long folds between paper, and press in a book. 

Instead of boiling, the lace on the bottle may b(' 
set in the suds and g(‘ntly rubbed up and down with 
the hand. Let it stand thus in the sun, changing 
the lather daily for several days, and without rinsing 
refliove and pin on a large ])ilk)\y, covered with a tight 
pillow-case. Every scallop must have a separate pin 
of small size, and if very large scallops, several pins 
to each; the plain edge must be pinned down too, 
to keep it straight. When (juite dry tak(^ it up, but 
do not starch, iron, or press it. Lay in Jong folds 
in a box. 


MISCELLANEOUS. 

Chinamen’s Starch. 

A rather thick paste is made by beating up a hand- 
ful of raw starch, usually corn starch, and a teacupful 
of rice flour with about one quart of water, making a 
liquid of cream-like consistency. A poj^tion of this, 
previously determined by experience, is added to a 
quantity of boiling water while the latter is vigor- 
ously stirred with a clean stick. With this the articles 
to be starched are well smeared while the linen is yet 
moist from the wringing and the starch quite hot. 
The pieces are laid aside for a few minutes and then 
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vigorously rubbed between the hands until th< 
starch is evenly distributed in the fabric. The linci 
is then usually dried by artificial heat. When read) 
for ironing the starched portions are damped b} 
means of a cloth dipped in raw starch water, to whicl 
has been added about J oz. to the (|uart of bloot 
albumen. The proportion of starch in the water ii 
one to fifty parts of water. In ironing, the irons an 
made very hot at first, but are superficially coolec 
and cleaned just before using by a plunge for j 
moment into a pail of water. The irons are what i: 
commonly called polishing-irons; their posterior edg( 
is rounded instead of angular as is the ordinary 
smoothing-iron or ‘‘sad-iron.” Much of the fine glosi 
observed on shirts laundered by Chinamen is accom 
plished by skilful manipulation of this rounded edg( 
over the work, a manipulation impossible to describ 
in words. It is most laborious work for those no' 
‘accustomed to it. It not only renders the surfac( 
glossy, but,»imparts an easy flexibility to the heavilj 
starched fabric otherwise not obtainable. 

Formula for Starch. 

One lb. corn starch, 37^^ ozs. boiling water ant 
bluing q.s. Make into boil starch in the usual way 

o 

starch Gloss. 

Gum Arabic, 8f parts; loaf sugar, 2J parts; white 
curd soap, i part; syrupy waterglass, 1 part; egg al- 
bumen, 4 parts; warm water, 20 pts. The first three 
ingredients are to be boiled together, the waterglasj 
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is added, and when cooled to 140° the albumen is 
put in and the whole well stirred together. Add 
about J oz. to the above formula for boiled starch 
as soon as the boiled starck is finished. This keeps 
well if corked tight and kept cool. A good starch 
gloss is made by putting 2 ozs. fine white gum Arabic 
into a pint or more of water and let it stand covered 
all night. Pour off carefully next day from the dregs 
and bottle it for use and keep cool and well corked. 
A teaspoonful of this gum water to a pint of starch 
nMide in the usual way imparts to white or printed 
lawns a look of newnc'ss wCich nothing else can 
restore to them aftc'r being once washed. 

Perfumed Gloss Tablets. 

M(dt 2 1 lbs. very best paraffine wax ovej; a slow 
clean fire, and when removed from the fire stir in 
100 drops oil of citronella. Have some new tins or 
pans of bright tin, set them level, and pour into eae*li 
about inch in depth of the melted ^d perfumed 
wax. When cooled stamp out about the size of 
peppermint lozenges, either square or r©und; add 
two of these cakes to one pint of starch and they will 
cause the polishing-iron to impalrt the finest possible 
finish to muslin or linen besides perfuming them. 

t 

To Treat Colored Cottons, Colored Muslins, Piqud, 
etc. 

Prepare a good suds with soft water and good 
white soap. Wash the dress or other articles one at 
a time. As soon as the one suds appears much soiled 
9 
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change for fresh suds. Have the water warm, but 
not hot, and squeeze (not wring) the articles out qf 
one bath before putting into another. When thor- 
oughly clean, rinse in jwire coldVater and squeeze 
the water thoroughly out and hang in a shady place 
to dry. The best prints fade in sunshine if wet and 
may run if hung out too w(‘t; in wet wc'ather best dry 
by the fire. ExfHHlition, not allowing the goods to 
repose in soiled soapy wat(‘r, is the secn't of success. 
Cotton and liruai article's have the property of attach- 
ing to themselves any grime that is sus])ended in 
the water in which they are worke'd; therefore keep 
them going, and as soon as one suds has loosened up 
what it will, get immediately to a clean bath. 

Hints in Washing Colored Clothes. 

No colortd articles should ev(‘r be boiled or scaldc'd,* 
nor allowed while wxrt to freeze. They should be 
ironed immediately they are dry enough, and not al- 
lowed to lie over night. They should not be sprinkled, 
nor should the iron b(‘ v(*ry hot. Many colors change 
when a hvt iron is put over them, especially when 
damp. Endeavor to smooth them with as little damp 
and heat as possible to j^reserve the color. 

Co Wash Colored Muslins. 

In washing colored muslins there are many veiy 
essential points to be observed whereby the colors 
are preserved from injury. In the firet j)lace they 
should not be soaped or soaked over night. They 
should, when ready for washing, if not very dirty, 
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be put into cold water and washed up very speedily. 
If very dirty, the water used may be lukewarm and no 
more. The soap should be as neutral as possible, and 
to this end a small piece of ^llum may be dissolved in 
the water in which the soap is boiled up. Have the 
soap thin and cold. The soap should not be allowed 
to remain on the article for any length of time, and 
should be applied and washed off and out as speedily 
as possible. Therefore wash one article at a time 
and immediately rinse in two clear baths of water. 
Where running water is to bejiad, one rinse bath is 
enough, and before wringing out dry the article 
should be soused in salty water and hung at once 
to dry in the shade. 

To Render the Colors of Cotton Fabrics JMore 
Permanent. 

Dissolve 3 gills of salt in 4 quarts of hot watef, 
put the prints in the hot licjuid and allow to remain 
until cold. Washing after this treatment does not 
affect the colors nearly so badly. 

To Wash Chintz to Preserve the Gloss. 

Boil 2 lbs. of rice in 2 gallons of water till soft. 
Cool until quite easily comfortable to t^e hand, and 
put the chintz in, and use the soft rice like soap, 
and rub the article until the dirt appears to be out. 
Having boiled the same quantity of rice as before, 
strain off the water and rinse in this. No further 
starching is needed, and the dew will not affect it, 
and it will remain well starched while worn and keep 
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clean a long time. Dry as smooth as possible and 
smooth with a hot-water bottle. 

To Wash Colored Di-esses. 

Boil 1 lb. of best rice in 1 gallon of wat('r for 3 hours. 
Best do this the day before, and warm it up the next 
morning, first pouring off sufficient in which to starch 
the dress. Wash the dress in the remainder, using 
the rice for soap, and rinse it in clear cold water. 
Wring it well and starch in the rice water poured off 
and hang to dry. Iron when dry enough; if a»y 
spots get too dry damp with a wet cloth while ironing. 
This starch scorches very easily and the iron must 
be rather cool. No soap must bo used, and the dress 
must not be allowed to lie damp, but be quickly got 
through the whole process. This recipe will be found 
equally good for printed muslins and alpaca dresses! 

To Wash Gingham Articles. 

The writer had brought to him a gingham waist, 
very much soiled, and smeared also with black axle- 
grease, very old. This was completely removed in 
2 quarts of cold water in an ordinary hand Vashbowl 
with 1 oz. of tetrapole in a very expeditious manner. 
The color did not appear in the least faded, and was 
of a check pattern and light bluish slate color. The 
tetrapole was simply mixed with the water and the 
waist thrust in and squeezed by putting the hands 
flat upon it and squeezing up and down. No further 
treatment was necessary except to rinse in 2 quarts 
of fresh water. This article is soap dissolved in carbon 
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tetrachloride, and may be bought from the Elberfeld 
Co., whose main offices are at 117 Hudson St., New 
York City and at 133 East Kinzie St., Chicago, 111., 
and in the principal cities of this country they have 
branches whose street and nutnber are given elsewhere. 

To Remove Stains from Acids from Clothing. 

Nitric acid utterly destroys the color, and no means 
can be employcnl to restore it on woollen and silk. 
If the spot is small and upon a valuable article, it 
may be touched up with water colors with just alcohol 
ertough pnwiously added eitli^T to the pigment or 
cloth to cause ready penetration. This can be done 
in so skilful a manner as to be noticed only by the 
one who knows where to look for it. When it is 
known that acid has fallen upon the clothing, apply 
household ammonia at once to neutralize the acid. 
Dn most clothing this ammonia can be freely used 
with no fear of damage. Where the ammonia is not 
readily obtainable, sal-soda, or saleratus, baking soda, 
or any weak alkali should bo tried at (vice. Strong 
acids should be at once treated with water as co- 
piously as may be. If they have once driad upon the 
cloth, their maximum effect has been produced, and 
preventive measures are of no use. Alkalies intensify 
the yellow produced upon wool and silk by nitric acid. 
The cloth is not made noticeably tender except with 
very strong nitric acid and its action prolonged or 
aided by heat. The yellow stain of nitric acid on 
white woollen, silk, and the skin is permanent. It 
of course wears of! from the hands. 
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To Remove Stains from Sulphuric Acid upon Gar- 
ments. 

Concentrated sulphuric acid is very destructive to 
fabrics. Spilled upon (t)tton or*linen they blacken 
at once, a syrupy solution is formed, and it makes a 
mess generally. Woollen and silk resist, in some 
measure, and if the garment can be got to water at 
once and copiously rinsed off, destruction of the 
fabric may be prevented. 

Some few colors are fast to all but the strongest 
sulphuric acid, but the majority of colors change 
either at once, or after some tim(‘, or upon drying. 

All colors may be completely restored where 
changed by sulphuric acid if taken at once, even if the 
acid was pretty strong or hot. Household ammonia 
should be applied to the stain, using due care not to 
mess up adjacent parts. Many reds on cotton turh 
blue if touched with even very dilute sulphuric acid, 
but arc restored perfectly if treated with an alkali, 
ammonia, sa^^eratus, sal-soda, or even soap, even after 
some time. Bear in mind always that if sulphuric 
acid dries' upon cotton material or linen, the fabric 
is destroyed, and no matter how dilute the'sulphuric 
acid, damage will inevitably result if allowed to dry 
upon the goods. Therefore, after ever so thorough 
a rinsing off, it is a prudent measure to neutralize 
any trace of this acid by ammonia. Where it is ap- 
pr(‘h('nded that the direct application of ammonia 
to the goods may affect the texture or color, a cloth 
can be wrung out of ammonia and laid on or near the 
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spot to be neutralized, and the fumes of ammonia will 
speedily accomplish the desired effect. Stains of 
•sulphuric acid do not occur upon white fabrics, 
fabrics colored by sour dyes, pure indigo shades, etc. 
Logwood turns red, and vegetable colors generally 
are seriously affected. A bla(^k spotted red by sul- 
phuric acid, if not fully restored by neutralizing, 
may be restored by touching it up with logwood 
decoction and rubbing over a hot flatiron. Have the 
decoction fairly strong; add a little tannin substance 
too if logwood seems not (juite the thing after a trial. 
• 

Effect of Various Acids upon Colored Garments and 
to Treat Stains from Same. 

Oxalic acid is a dry substance, and not liable to be 
spilled upon things to their detriment. It dissolves 
in about nine tiuK's its weight of cold watyr and its 
own weight of boiling water. In dilute sofution it docs 
not affect colors very (juickly or energetically even 
when dried upon them, especially if the goods were 
mordanted or sour-dy(‘d. The stains from it, if 
any occur, arc treatcnl with dilute ammonia or its 
fumes. Iron buff color is spotted by oxalic acid, and 
all the colors from organic substances, whether sad- 
dened or not by copperas or bluestone. If the spots 
are old they may not restore with ammonia, and will 
require especial treatment. The mostVommon thing 
is, with saddened colors, that the iron has ruvsted, 
which treat as any rust-spot; if darker than 
the shade of the rest of the cloth, touch with 
muriatic acid cautiously, and remove the acid as 
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soon as possible after it has done its work. Apply 
ainriionia and w(^ak d(‘eoetiori of logwood, sumac, 
fustic, archil, or such thing as seems best to produce- 
the d(‘sired result. Muriatic acid and acc'tic acid 
b('ing volatile, do not produce very^)ermancnt effects. 
The muriatic acid, when strong, will act quite ener- 
getically and should be removed by rinsing as soon 
as possibh'. None of these aedds have a marked 
carbonizing (effect upon veg(‘table fibre's, but will 
make muslins tendc'i* to some ('xtent and tlu'refore 
should b(i neutraliz('d. They are useful in removing 
stains from fruits, etc. Lactic acid is used as a 
mordant assistant, an(*l is the acid of sour milk, 
buttermilk, Ix'et root, etc. 

Fruit stains, by repe'ated treatment with sour milk, 
buttermilk, sour wIk'v, or dilute water-white lactic 
acid, aiKMaying in the sun, soon bleach out. 

Effect of Acids and Alkalies upon Various Colors. 

The effect of acids ui)on blacks, purples, blues 
((‘xcc'pt indig^ and Prussian blue'), and upon all 
those shades of color ])roduced by vegetable and 
astringent substances, iron salts, archil, etc., is to 
turn them red. Th('y n'lider the yellows more pale, 
except annatto, which Ix'comes orange. A chrome 
mordant is not removed except by nitric acid, and 
where ajiy spbt occurs upon a chrome mordanted 
garment from acid or alkali it is possible to restore 
the color or to touch up the spot with the proper 
dye in solution, and by the hot iron to fix it fast upon 
the spot. 
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Alkalies turn some scarlets violet, and some greens 
•upon woollen goods yellow, and give a nasty effect 
generally. 

A spot produci^d by uiknown means should bo 
treated both by ammonia and acetic acid b('fore pro- 
ceeding to other means to restore it. To succeed w(^ll 
in this work some knowledge of the art of dy(‘ing 
is necessary and also some skill to judge how the 
original color was applied and thus be enabled to 
modify the means accordingly. 

• After using an alkali to remove an acid spot from 
brown, violet, or blue cloth, \ry a solution of tin or 
copperas to restore a color like brown })roduced with 
galls. Indigo extract will restore a faded blue woollen 
or cotton garment, or spots upon the same. Red or 
scarlet may be n'stored by cochineal an<l muriates 
of tin. . The proper choicer of reagents Is the main 
thing in treating spots upon colored fabrics. Have 
a care always in applying th(‘m, and with patience 
and perseverance failure to restore a color or to re- 
produce the same again is rare. 

Use ammonia whcTever obtainable^ as an alkali, and 
acetic acid in preference to other acids. Neither of 
these are likely to do damage, and in a majority of 
cases are all that is necessary. Follow them with 
chloroform, and often where a yellovf still remains, 
chloroform will restore the original shade. 

Many vegetable and some aniline colors are very 
sensitive to acids and alkalies. Archil is red in 
presence of an acid, and purplish blue in presence 
of an alkali. Litmus is another so sensitive as to be 
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employed as a reagent to determine whether a fluid 
is acid or alkaline. Methyl orange is an aniline color 
of extreme sensitiveness. 

Vegetable juices have t^is property in some degree 
and it is usually the case that tlu'y an^ paler when 
in tlic presence of an acid tlian if alkaline. 

On textiles it is a fact that by adding soap or an 
alkali to stains from veg(‘tabl(‘ or fruit juices or grass 
stains a very permanent color is fixed upon th(‘ goods. 
\'egetabl(‘ and fruit juices contain pc'ctous mattc'rs 
that if got upon cloth^ handk(*rchiefs, napkins, etc?, 
and the sun allowed to shine upon them, tlu'y b(‘come 
very firmly fixetl u})on the cloth. Thendore it follows 
that as much as [)Ossible of su(‘h matters should be 
first removed by pun' wat('r, eitlu'r hot or cold, before 
any reaggnt or sunlight has a chance to act upon them. 
Stains upon white napkins of this character may have 
to the water in which tlu'y are soaked an ounce or two 
of ‘muriatic acid added with most gratifying results. 
Coffee and ch4X!olate stains, if they do not wash out, 
need to be sulphun'd. Bui’ii a small piece of sulphur 
on a plate. •Cover it with a pajx'r cone, and apply the 
damp stained place? to the opening of the cone. A 
“Portland Star” match will sulphur a small stain, 
if lighted and held carefully under the moist stain. 

To Prepare Colored Silks for Washing and Dyeing. 

If the silk to be washed is a dross, remove the band 
from the waist and the lining from the bottom. Do 
not rip the seams of the skirt. If gathers, tucks, 
plaits, etc., occur, k't th('in out if going to be made 
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)ver when dyeil. Trimmings, curtains, and furniture, 
vhere there are deep folds the bottom of which is 
lifficult to reach, should b(‘ undone so as to lie flat, 
dost colors are really improved by the following 
nethod, especially red, blue, purple, olive, drab, etc. 
spread the silk upon a clean, smooth table. A flannel 
s made just w('t and well soap(‘d and the surface of 
he silk rubbed always one way and not back and 
orth or ai’ouiid. Rub but a small place at a time, 
ind (juite evi'iily. The soap is removed by a sponge 
LR soon as th(' dirt s(‘(‘ms gone. Keeping the sponge 
iill as ])Ossible of cold water, do only a small place 
it a time, and go over both sides of the garment 
h the same way. Satin dresses, and ribbons, both 
vhite and colored, and all sorts of silk ribbons 
md trimmings may be successfully treatecl in this 
nanner.* ' 

The following formula and directions for coloring 
5 ilk are added, not so much for thi'ir present value 
IS for the purpose of showing how our forbears went 
ibout it. Th(^ nud-hods are good, and where the; 
naterials to carry tluan out can be procured, may be 
found most useful. Com]>ared to the modern one- 
bath methods of working, th(‘y si'inn very crude, and 
^0 the amateur involve' a needk^ss amount of labor 
md preparation. If sending goods to tfie dye-works, 
let them do the cleaning to suit themselves. 

Gleaning Old Silk Garments that are to be Dyed. 

For a garment weighing 2 lbs. : Boil the garment in 
sufficient water to which 3^ ozs. of crystallized soda 
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(sal-8oda) has boon added, so long as it seems to be 
iK'cessary. Boil again in a fresh bath containing 
some good soap, sufficient to ^uds wlien briskly 
stirred with the fingers/ Rinse in clear water and 
the garment is ready for dyeing. Remember that 
the })resent shade of the goods will vary the tone of 
any subsequent dyeing, and the color should now 
be level. 

To Dye Black on 2 lbs. of Silk. 

Make a solution of nitrate of iron 4° streng^tl 
Baume. Work tlu' goods in this solution hour cold. 
Rinse. Make a decoction with 3^ lbs. chip logwood 
and 1 lb. chip fustic sufficient in which to boil the 
goods. Boil i hour; 10 per cent of logwood extract 
and 1 ]XT .cent fustic extract may be used in place 
of the chips. If a bluish black .is desired,* use Icec 
fqstic. Decoctions of the different dyewoods are 
prepared in the dyi'house as they are required, 1 lb. 
of the chipp(«d wood to 1 gallon of water, boiled for 
1 hour. The wood is reboiled in the same bulk of 
water, andlhis water used for fresh chips indefinitely. 
The saving is nearly 25 per cent. Ground fustic, 
ground logwood, camwood, or barwood are often 
added to th; dye bath along with the goods, the 
whole 'boiled for an hour and saddened with cop- 
})('ras, or a mixture of copperas, bluestone, and 
argol. Alum may be added if needed to redden 
the shade. Camwood and barwood arc used in no 
oth(n- way than boiling their powders direct with 
the goods. 
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To Dye a Rose-Red Color. 

No. 1. — Two lbs. of silk, cleaned as directed: Grind 
together 1 drachm *of cochipeal and 1| ozs. of pure 
alum (free of iron), add the mixture to the hot dye 
bath, and stir thoroughly. Dye the silk in this liquor 
for as long as it gains in d(q)th of color, then work in 
the same bath for 15 minutes after lifting and dis- 
coloring the bath with white vinegar or acetic acid. 

No. 2. — Dissolve 2 lbs. alum in sufficient hot water 
tg handle the goods, and work for 6 to 8 hours, stirring 
frequently. To shorten the tffiie the goods may be 
lifted and the bath rch(‘ated to 130*^ or even more. 
Rinse and dry. Dye in the same bath at IdO*^ Fahr. 
after the addition of cochineal, ground fine and mixed 
with 1 teacup hot water. 

^ * * 

^ To Dye Scarlet 2 lbs. of Silk. 

Steep for 2 hours in acetate of alumina at 6° Baunt^, 
squeeze and dry, then wash in hot water containing 
lbs. bran and 8| ozs. of powdered chalk. Dye in 
hot decoction of 3^ lbs. Brazilwood md 8f ozs. 
cochineal, with or without the addition of 1 lb. of 
bran; the color is brighter when bran is added. 

To Dye Violet Color. » 

Boil with 3i ozs. sulphuric acid 8| ozs. blue vitriol, 
8f ozs. common salt, and 4} ozs. cream of tartar. 
Boil for 40 minutes, squeeze out, dry, and then cleanse 
by working thoroughly in water containing 1 lb. bran 
and 8 ozs. chalk. Dye just below the boiling-point 
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for one hour in a fresh dye bath containing 6 lbs. 
madder and I lb. bran. 

t 

To Dye Crimson' about 2 lbs. of Silk. 

Steep in solution of acetate of alumina of 6° Baum4 
to which has been added a solution of 1 to If ozs. of 
copper sulphate (blue vitriol) for 1 hour. Squeeze 
out of the solution and cleanse in a mixture of bran, 
chalk, and water mad(‘ up pretty thin. Dye in a hot, 
but not boiling, deco(‘tion of 3^ lbs. Brazilwood and 
13 ozs. of cochineal alid 1 lb. of wheat bran. Dye 
for 1 hour and rinse in water containing 2 to 3 ozs. 
sal-ammoniac. 

To Dye Drab or Gray 2 lbs. of Silk. 

3J ozs. sulphuric acid, ' ' ' 

8} ozs. blue vitriol, 

8J ozs. table salt, 
ozs. white tartar. 

Mordant in cold solution 1 hour; squeeze, and rinse. 

Dye at 130°. For yellowish gray, decoction of 
fustic; for deep gray, decoction of gall niits; for 
greenish gray, decoction of quercitron bark. 

To Dye a Red Color 2 lbs. of Silk Cleansed as 
Directed. 

Mordant for IJ hours in a solution of acetate of 
alumina, strength of 5° Baum6 hydrometer. As it 
is risky to wring like a washerwoman any old fabric, 
therefore squeeze as dry as possible and cleanse in 
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water containing wheat bran and powdered chalk, 
I quart bran, 8 ozs. chalk. Boil up GJ lbs. madder 
and 8f ozs. sumac and J lb. bran and dye therein 
hours. Brighten by boiljng 2 hours with 3^ ozs. 
Castile soap, 1 lb. bran, 2 ozs. muriate of tin. 

To Prevent Injury to Kid Gloves from Perspiration. 

Dust the hands, just before drawing o|||the gloves, 
with powdered corn starch or pulverized soapstone. 
Persons whose hands perspire badly will find that 
tkeir gloves will keep clean and looking well much 
longer. 

To Clean Kid Gloves. 

No. 1 . — A single pair of gloves is nicely cleaned by 
putting them into an ordinary pint fruit jar, along with 
J pintof^tfdiwwy stove gasoline. Screw on the cap with 
^ rubber and shake up. Some little may escape 
around the cap, but if not inverted, they can be shaken 
enough in J minute to do the work. Remove them 
from the gasoline, and examine for any dirt not 
removed. If traces yet remain, rub them \^ith a cloth 
dipped in gasoline, when the last traces disappear. 
The gloves dry very quickly, and to remove the last 
traces of odor, place them upon a plate covered with 
^another plate and place over the top»of a boiling 
kettle. This temperature will not hurt the glove, 
and the warmth of the hand will not afterward 
develop any odor. Beware of getting near a fire 
or naked flame of any kind while working with 
gasoline. 
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To Clean Kid Gloves. 

No. 2. — Whore a larf>;e luimlxT of gloves arc to bf 
cleaned, procure awide-Tuoiitlied ^lass jar, say 2 ft. higli 
and 8-incli sto[)})er of glass. Such jars are easily ])ro- 
curable, b('ing iimch used in pharmacy. Put in 2 or 
gallons of bcaizine or gasoline and as many glov('S a>" 
the liquid will cover, (-lose the bottle and shake W(‘ll. 
After a few minutes shake again, and remove the 
gloves with a hook or pair of suitable iron forceijs, 
wring them out on(^ by oik^, or in pairs, if the wvse 
precaution has beeri' takem to tie the button-holes 
togeth('r, or in sonu' way pairing them Ix'fore putting 
them in, or when received from th(' customer. Let 
all the liquid run back into the bottle. The operator 
should be protected from the gases, by facing a good, 
draught, or better, in front of a ciih.irrJ'y nnening 
somewhat below the top of the bottle. The gases being 
heavier than air, will thus (‘asily be drawn away from 
the operator. The chimney should be built pur- 
posely for this work, and may be of wood, and where 
power is available, have a blowcT. Provision is made 
for hanging the pairs of gloves across a wire inside 
the hood of the chimney, and steam or hot- water pipes 
may be providcxl to raise the temperature sufficiently 
to expel the'4ast traces of odor. The chimney should 
have two openings, one above and one below the 
arrangement of heating pipes. The upper one is 
opened only while placing the gloves to be dried. 
The benzine remaining in the bottle assumes a dirty 
gray color during the washing, and when too dirty 
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must bo icdistillcd or thrown away. A very good 
distilling apparatus can made for a small sum, 
and the redistilled gasoline or bcaizine is loss odorous 
than at fij'st. A common ^gallon tin can makes a 
good r('tort for this purpose. It has two openings, 
one with a scn'W cap and the oth(‘r is the spout. 
Arranges to s('t it in a watca* bath, which may be a 
tub of water h(‘at(Ml with sti'am. A common tin pail 
with straight sid(‘s answ(‘rs wdl for tht‘ cooler for the 
worih. Make tln^ worm coil from }-inch lead pipe 
by winding it around somethyig somewhat smaller 
han th(' cooler. S(‘t tlu' worm into the cooler, pass- 
ng the lower (md out thi’ough a hole in or near the 
)ot(om; the upper end may i’(‘st in a notch on the 
:()p or pass out through a hol(‘ near the top. The 
|(^p and button^ ()p(‘nings of th(‘ worm had J)est be 
itrrrfriT(*^it(^si(l(‘s, and may lie sokhax'd o]‘ lutt'd water- 
;.ight. The upper (aid of the worm is Ix'lled out so 
IS to admit, the j)ip(‘ from tlu' ndoi't and to be packed 
vith damp cotton, clay, or anytluTig i¥it soluble in 
gasoliiK'. After getting all ivady and connecting the 
pipe from the ndort, fill th(‘ cooler with*wat('r and 
add a lump of icca Stc'ady tlu^ ndort in the tub so 
ebullition will not distuil) it, and make; the spout, 
with a short })i(x*(i of pipe to coniKxd with the belled 
end of the worm. Distillation is k'gun by- filling 
the tub with hot wat(‘r, and a very small steam pipe 
will k(*('p it going. It is best to fill the retort before 
surrounding it with hot water, but with care fresh 
charges can be added. 


10 
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To Remove Stains from Kid Gloves. 

Provide a glass jar, and in the bottom of it place 
about i inch in depth of *ammoni£f. Have a care that 
the sides and top of the jar are not wetted with the 
ammonia. Suspend the gloves from the cover in 
such maniKT that th(‘y touch neither the sides of the 
jar or liquid in the bottom. The most delicate shades 
of colored gloves are not injured by this treatment, 
and should remain about 8 hours in the atmosphere 
of ammonia. * 

i, 

To Clean Kid Gloves. 

No. 3. — Fuller’s (‘arth and powdered alum, both dry, 
and rubbed upon the gloves with a brush; follow with 
bran ii\ the same way, or roll and ^work the glove/ 
about in tlie dry bran. Brush . this bit “ Ulid 
quite clean rub with a clean woollen rag dipped into 
dry powder of fuller’s earth. 

( 

To Clean Kid Gloves. 

Put the 'gloves on the hands, and wash them in’ 
rectified spirits of turpentine until (juite clean. Rub 
them exactly as if washing the hands. When finish(‘d 
hang them in a current of air to dry and until the 
odor of turpentine is removed. Where turpentine is 
used, heating to (‘xpel the turpentine is to be avoided, 
as a slight yellowing may result. 

It is obvious that gasoline, benzine, benzol, ether, 
chloroform, petroleum spirit, etc., can be used in 
place of turpentine, in which case the drying may be 
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completed and odor reinovod by heating between 
two plates over boiling water. Remember the pre- 
cautions about fire. The gloves may finally be folded 
and pressed betwein paper, with a warm iron. 

To Glean Kid Gloves. 

Where there is fear or prejudice against the use of 
inflammables like gasoline, etc., the following way is 
good: Make a strong solution of soap in hot milk and 
beat up therewith the yolk of one egg to each pint of 
^^blution. A little ether, say^a teaspoonful to each 
pint, is beneficial. Put the gloves on the hands and 
wash hands, gloves and all, in the mixture. When 
clean press one hand gently over lengthwise to press 
out the wet and dab them as dry as possible with a 
^cloth held between the hands. White gloves are not 
treatment, and the leather is made 
clean and soft as when new. Dry them in a cool 
place and draw them gently through the finders 
several times while drying. , 

To Clean Kid Gloves. 

Make a strong lather with curd soap and water. 
Lay the glove on a plate, or any unyielding surface, 
dip a piece of flannel in the lather andrfub the gloves 
until the d irt is out, turning the glove so as to get 
at all its parts. Don’t dry too quickly. When 
dry they will look like old parchment, and should 
be gently pulled and stretched just before they are 
quite dry. 



148 


THE DYEING AND CLEANING 


To Dye Kid Gloves. 

The gloves must first be thoroughly cleaned, or if 
not much soiled, they may be dyed and ck'aned at 
one operation. Dy(\s, called oil-soluble dyes, are to 
be first obtained from the dealer, a red, a y(‘llow, and 
a blue. Take a bit of (^ach of these and dissolve in 
each of thrtn small jjhials in gasoline', shake' well up 
and allow to seTtle. To the gasoline in which you 
intend to cle'an the glove's aelel a small portion finm 
one or more of the phials until about the right cole)r 
is obtained. Wash the glove's both together in the 
gasoline. Colors are not take'ii up always with eejual 
rapielity, so keep your liejiior on the light siele anel se'e 
what you get afte'r the gloves are put in. Yem can 
then add a little more re'd, ye'lle)w, or blue from the 
phials sc/'ins nee'ele'el te) comple*te tliH jdiaeje wante'el./ 
The gloves are dye'el inside' anel out in this way^rniet^ 
if ^00 dark shaele\s are atte'inpte'el the^ hanels may be 
soiled when wearing them. To remove smell of 
gasoline place! the glove\s over boiling water between 
two plates for some time, until the odor is gone. 

To Dye Kid Gloves Black. 

First clean the gloves from perspiration and grease. 
Draw the gloi/e ve^ry smoothly on a wooden “glove 
hand” 'anel apply the dye liquor with a sponge as 
evenly as possible. The glove is first moistened with 
a solution of 1 oz. of sal-soda to 1 pint water and dried. 
A strong decoction of logwcf)d is then brushed over 
it and left for 10 minutes, and preferably rotated so 
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there shall be no draining down or uneven drying. 
R(‘t)eat the application of logwood and again dry. 
If th(i logwood decoction is strong enough, this ought 
to be enough; tluai dip hand and glove into a solu- 
tion of copperas, or*nitrat(^ t?f iron. When the glov(^ 
begins to dry rub with olive oil and talc and take 
from the hand and ])ress b(dween flannel. Afterward 
it is again rubbcnl with a little talc and olive oil and 
put ui)on the hand. Be can'ful that the dye does 
not get upon the insid() of the glove; it will not crock, 
but the app('aranc(' is injured. 

•Any of tlu^ wab'r-solubh^ anijines may be used for 
this purpose. TIh^ glov(‘s must be ch^an of greasy 
matter. The kid has great affinity for these dyes 
and holds them very w(‘ll. Blacci the glove on the 
wood(‘n hand and apply a (h'coction of the dye made 
up like paint to^the shade want(Ml. A s})onge works 
mere ev(uiiy than a* brush, though good work may 
be done with either. To })rev('nt stiffness, especially 
ill the seams, apply gasoline in which a little ol^ic 
acid has been dissolvi'd, or add to the dy^) a very little 
glycerine. Glycerine and water may also be used 
after all else is done; doiTt use too much glycerine. 

Neutral dyeing colors are best for these purposes. 
B-blu(‘, 

B-yellow, 

B-black, [ElberfcldCo. * 

B-grtHTi, 

B-brown. 

These colors are soluble in alcohol and benzine, 
gasoline, etc. Their solutions are equally good for 
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feathers. The benzine solutions should have a trace 
of oleic acid (red oil) dissolved in them to prevent 
stiffness. By some practice very satisfactory work 
can be done with these wares. Updissolved particles 
must be guarded against, as a few specks of undis- 
solved dye in making a light shade would spoil the 
glove for any color except black, and even then a 
bronze effect may result. 

To Dye Various Articles without Wetting Them 
with Water. 

Of quite recent intnoduction to the trade are the 
so-called “oil-soluble colors.” These arc soluble in 
gasoline and petroleum products generally. A bath 
may be made by using these dyes dissolved in the 
gasoline, benzine, etc., and dipping the articles into 
it for a*mpment. The articles can % be thoroughly t 
cleansed from greasy matters and dirt at the saftie^ 
time. By the one operation silk veils, kid, silk, and 
lisle gloves can each and all b(; thus dyed. Although 
the colors th^s obtained boast of no great perma- 
nency, still they will last until they need cleaning 
again, when the operation can be repeateej. As a 
rule the same bath of gasoline can be used a dozen 
times over and finally employed to run the gasoline 
stove or autoipobile. 

Steam Cleaning. 

“Steam-cleaned” means washed with soap and 
water. A “steam laundry” therefore simply means 
that they heat their water, melt their soap, dry their 
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customers’ linen, etc., by heat from steam pipes, 
cither ‘^open” or closed. Their goose, or flatiroas, 
also are heated in a ‘‘steam chest.” Steam-cleaned 
garments, however^ imply a little more than simply 
washed with water. It has been found that men’s 
coats, waistcoats, trousers, etc., require to be hand- 
treated in such a way that the soap and water is 
worked into them thoroughly while there is at the 
same time no friction of the parts of the garment upon 
one another that will cause “felting,” which is but 
another name for shrinking, when used in this con- 
nection. The best means yet> found is to place the 
garment uf)on a table or bench and apply hot suds 
to it with a scrubbing-brush. Dirt and grease that 
has been for months gradually accumulating in the 
fabric is thus speedily loosened and worked out and 
into the lathei», and will rinse off when water is 
poured over it. The secret of success seems to be, 
thoroughly bi’ush up a warm lather and then ,to 
thoroughly rinse it off. Occasionally an exceedingly 
soiled garment needs to be gone over ^ second time 
with the scrub-brush, and again rinsed off. Bristle 
brushes are made especially for the purpose, and are 
the best. Any good clothes-brush may, of course, be 
used, but the wood of its setting is ruined in a short 
time. Wringing, by twisting the good§, will not do 
at all, and in regular works hydro extraetbrs or 
centrifugal machines are used. The common clothes- 
wringer is good, but where not obtainable, best 
squeeze out what you can and hang up. After 
draining for a time the excess of water will settle in 
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the lowest points and can be again squeezed with 
the hands. Small articles can be ])lac('d in a towel 
and the towel swung round like a wheel and the 
water thus thrown out pretty we[l. Also larg(^ gar- 
ments can be put in a sheet and two persons can 
swing it round same as children jump rope arid throw 
out the water in imitation of the centrifugal machine. 
Out of doors would, of course, be necessary for th(\se 
operations unless the house were jirovidcnl with a 
regularly appointed wash-room. Where no better 
way is to be had take the garment into a tub, and 
with a brush, and on ihe common wasliboai'd, work 
up a good lather all over the fa(‘e of the goods. Don’t 
rub the garment at all upon the board as in washing 
linen; the board is simply to sui)port the gai’inent 
while you scrub it with a brush. You may souse it 
up and (ilo\Yn in clean warm water to get out the 
soap, and thoroughness is essential. It is usual and 
necessary to steam-clean^^ all garments btdore 
attempting to redye thc^m. The excejition is where 
a union dye ia to be used. These dyes usually con- 
tain some carbonate of soda, or you arc directed to 
add some t6 the dye bath. The dye bath jnay be 
heated to boiling and the garment put in without 
the dye, but with the carbonate of soda; don’t boil 
but thoroughly work the garment in tlu' hot li(]uid 
for say -10 minutes, lift, and inspect it aftiT draining. 
It will usually appear that the dirt is sufficiently 
removed and that no spots remain. If spots do 
remain, some soap on your scrub-brush must be 
applied as a further treatment, and the garment 
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again soused in the dye vessel and soda liquid. If 
th(^ soda licjuid is v(Ty soiled, best throw it away 
and start afr(‘sh. GarnK'.nts that are to be worn in 
their pri^scnt slia})f' are not to be ripped at all. If 
the garment, howev('r, is to be made over, all folds, 
tu(‘ks, gatlu'rs, ('te., must be let out. Detached pieces 
ar(‘, how('ver, very liable to be lost, or to settle down 
in th(‘ dye bath and get unevcTily colored, and there- 
fore leave them on in i)art if possible. Seams ravel 
if let out, so take out no more than nc'cessary. 

« 

Dry Cleacing. 

“Dry cleaning,’’ so-called, is performed in a variety 
(if ways, all of which, however, immerse the garment 
in a fluid other than water, with more or less agita- 
tion, to work out as much as })ossible other matters 
than those' of an oily nature that may hif caught and 
imprisoiK'd in the cloth. Soaps soluble in benzine 
are used in conjunction. Ammonia gas is forced in 
under pressure in air-tight drums to aid and facilitate 
the process. The ammonia process is best, but can 
hardly be carri('d out at home. Immersion in gaso- 
line, behzinc', naphtha, carbon disulphide, petroleum 
s])irits, chloroform, ether, etc., can, however, be done 
if th('re is due; can' taken to prevc'iit accident by fire. 
Chloroform is not inflammable, or at least not readily. 
Carbondisulphid('. is not only very inflammable, but 
both the vapor and the products of combustion are 
irrespirable and may cause great injury or even 
death if inhaknl, though the flame docs not come 
in contact with the person. The most important 
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thing m connection with this process is to thoroughly 
squeeze out the fluid used for cleansing. A second 
bath, for rinsing purposes, is highly important where 
first-class work is to bn done. A cylinder press is 
economical in tl^ large way, but at home the best 
recourse is to squeeze out all possible and place in 
a towel or sheet and wring or whiz out of doors. 
The gasoline, benzine, etc., holds the grease in solu- 
tion, and if left in deposits it again in the goods upon 
drying. The goods after drying must be well beaten 
that any dust be knocked out and “spotted.’^ Spots 
that remain are often l^imply mud and scratch away 
with the finger nail and slight brushing. Soapsuds 
and the brush, soap bark, tctrapole, alcohol (chloro- 
form to restore the color), or any other thing within 
the knowledge and experience of the operator can 
be tried* upon spots and stains that are likely to 
remain. The chief advantages of ^‘dry cleaning’’ is 
that the garment in bulk does not have to be wet, 
and therefore does not shrink, the color is not af- 
fected, or, if 'it is, is affected all over evenly, and if 
carefully dqne leaves behind no dust-catching residue 
of soap or unctuous matter of any kind. 'So*simple a. 
f thing as sugar candy will not, however, come off with 
‘'dry cleaning,” but must be supplemented by local 
, treatment with warm water and afterward rinsed — 
not just simply rinsed by a dash of cold water, but 
rinsed out, and it may take hot water to do it. Water 
is a universal solvent. It will act upon more forms 
of dirt than any other liquid known. After dry 
cleaning, therefore, sponge any spots with a sponge 
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wrung out of warm water before ttying anything else, 
then soap and water and gradually stronger alkaline 
things, having due regard for the color, not to injure it. 
Neutral solutions of soap maybe used in volatile liquids 
like carbon tetrachloride, chlorofornf, alcohol, etc., and 
it is but one time in a thousand that a spot fails to 
come off. Where the color is actually gone, or greatly* 
modified by acids or alkalies, it must be restored by 
redyeing, cither local, or throughout. Small spots 
can be touched up with the camel-hair pencil dipped 
in solutions of the proper shad/" and the color set by 
a hot iron. This can be so skilfully done that only 
the practised eye could detect where it had been done. 
Tetrachloride of carbon is excellent for household use, 
being absolutely non-inflammable, much less costly 
than chlorofornj, and is not dangerous to ha'sje about. 
The solvent sold under the name of “Carbona’^ ap- 
pears to be the same thing. 

• 

Laundry Starches and StarclSing. 

In the^ large way all this work is done by machines 
• that rub the starch into and through the goods with 
a regularity and evenness of penetration not possible 
to attain by hand labor. “Boiled starch” should al- 
ways be used, and wheat starch for stiffness.. Corn 
starch is used, but usually only to prevent brittleness. 
I Rice starch would probably be a more lasting form 
I of starching for damp climates and situations. Many 
laundries use only wheat starch, some J wheat and 
J corn, some equal parts of each. Nothing should be 
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thing m connection with this process is to thoroughly 
squeeze out the fluid used for cleansing. A second 
bath, for rinsing purposes, is highly important where 
first-class work is to bn done. A cylinder press is 
economical in tl^ large way, but at home the best 
recourse is to squeeze out all possible and place in 
a towel or sheet and wring or whiz out of doors. 
The gasoline, benzine, etc., holds the grease in solu- 
tion, and if left in deposits it again in the goods upon 
drying. The goods after drying must be well beaten 
that any dust be knocked out and “spotted.’^ Spots 
that remain are often l^imply mud and scratch away 
with the finger nail and slight brushing. Soapsuds 
and the brush, soap bark, tctrapole, alcohol (chloro- 
form to restore the color), or any other thing within 
the knowledge and experience of the operator can 
be tried* upon spots and stains that are likely to 
remain. The chief advantages of ^‘dry cleaning’’ is 
that the garment in bulk does not have to be wet, 
and therefore does not shrink, the color is not af- 
fected, or, if 'it is, is affected all over evenly, and if 
carefully dqne leaves behind no dust-catching residue 
of soap or unctuous matter of any kind. 'So*simple a. 
f thing as sugar candy will not, however, come off with 
‘'dry cleaning,” but must be supplemented by local 
, treatment with warm water and afterward rinsed — 
not just simply rinsed by a dash of cold water, but 
rinsed out, and it may take hot water to do it. Water 
is a universal solvent. It will act upon more forms 
of dirt than any other liquid known. After dry 
cleaning, therefore, sponge any spots with a sponge 
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when removed from the fire, and furthermore to 
prevent a skin of hardened starch paste from forming 
upon its surface. The above is from a practical 
laundryman, and should be accurate and up to date. 

The Pressing of Woollen Cloths and Garments. 

In textile mills it is thoroughly understood that 
steam is the chief means of making the fabric soft 
and flexible so it may be stretched j)erfectly to width 
and smoothness, and furthermore that it must be 
pressed and heated until dry* to make it retain its 
width, length, gloss, and smoothness. The goods are 
stretched, however, when simply wet, and held 
stretched out until dry. Th('y also have been brushed 
to make the nap all lie one way. Before ^pressing 
the goods run over a plate perforated with holes to 
allow escape of steam, which passes through the cloth 
and softens and warms and damps slightly, and hn- 
mediately afterward under the press cyhnder. These 
conditions must be met as nearly as possible when 
woollen clothes or garments arc “done over” at home, 
whether *it is simply pressing a pair of pants that 
have never been wet, or whether it is some garment 
that has been scoured or washed, or whether in 
addition the garment has been redyed. The en- 
deavor should be always as soon as the scouring or 
any process that wets the goods is finished, to pull 
and stretch the garment to as nearly as possible its 
proper shape and keep it there until quite dry. 
Then as steam is necessary the expedient is resorted 
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to of pressing under a damp cloth, the object being 
that the damp of the cloth is quickly converted into 
steam by the heat of the iron and forced down, into 
and through its substan^ce, softening it at once so it 
may be pushed and pulled under the iron to exactly 
the shape it should have. This is not all, however, 
that is necessary. It must be pressed and kept 
pressed until quite dry and all steam ceases to rise 
from it when the cloth is lifted. To this end the 
damp cloth is exchanged for dry ones and the pressing 
continued until perfectly dry. Garments pressed in 
this way keep their shape, if they ever had any, and 
preserve their lustre (press finish) for weeks, where 
if let to go but partly dried and still smoking under 
the iron they would become wrinkled and cockly 
in two oi; three days. A worn old piece of canvas, 
soft frohi much use, is best for dampening and laying 
on over the goods; less flexible ones may be used 
ta press with for drying out the work, and as the 
softer ones wear out, take the next softest and replace 
it and use the newest ones only for the final passing 
of the iron. Home flatirons are nearly useless to 
press heavy-men's- wear goods. The heavier the irqn 
the better, as big as the operator can handle, 20 lbs. 
or more. Pressure upon a small flat is a help, but the 
pressure is Kot backed up with the proper volume 
and lasting quantity of heat to do good work. With 
a proper goose, and care to lay the nap well, press 
carefully to shape and dry under the iron in that 
position; there is no reason why the don tv-over suit 
should not perfect in shape as when new. 
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If faded and threadbare even, it will still have a 
presentable appearance, and no one need feel ashamed 
to appear in it until actually ragged. It is a fact 
that the person having but -"few clothes, but taking 
good and intelligent care of them, gets more genuine 
satisfaction from his or her dressed appearance than 
the person with new suits every month thrown care- 
lessly by. Associations should make garments 
prized, as well as any other object, and your neighbor 
will enjoy your company and conversation quite as 
wtll in the done-over suit that he may know you 
helped your wife or sister to put in order. 

The Effect of Previous Mordants in Garment-Dyeing. 

It is not at all easy to say what mordant^ have, 
or have not, been used in the dyeing of a garment 
by the manufacturers that produced the cloth. If 
it is an all-wool garment, all one color, it may be 
assumed that it has a mordant on all th,e fibre com- 
posing it except, of course, the linings. If, again, 
it is all-wool, but has a number of light and bright 
overplaidmgs, hair lines, etc., they may or may not 
have any mordant, and any interweavings of white 
yarn or mix effects in any part showing up white, 
these may be assumed to be without alfiy mordant. 
It will be readily seen that a somewhat different 
mode of procedure will be necessary, according to 
how much of the component parts of the garment, 
or piece of cloth, have previously been mordanted. 
Also it will be easy to understand tha4i|^ dye about 
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to be applied having any affinity for chrome (or any 
mordant chemical) will be first attracted by the 
chromed fibres, and will be taken up by them in undue 
amount, and the resultant dyeihg may be expected 
to not “cover,’’ i.e., the light threads still show up. 
It will be found too that where green, red, and brown, 
etc., threads or checks were in th(^ cloth that they 
show up still, even though the whole has been colored 
black. Where these check effects are prominent it is 
usually conceded that no monotint can be secured un- 
less the color from all the fibre composing the garmt^nt 
can first be removed, which is seldom attempted. 
It is more often that a fn'sh mordant bath is pre- 
pared and the percentage of bichromate made pretty 
high that the fresh mordanting may not only even up 
the dye-receiving condition, but also strip off some of 
the colors' already on. To this end 10 and even 20 
per cent of bichromate of potash and § the amount 
of oxalic acid are used in a mordant bath for such 
goods. It matters not whether the dye to be used 
is an acid, afterchrome, regular mordant, union, 
monochrome, or what-not color, the effect is to 
yellow all the wool material somewhat and* to change 
the cotton linings in color according to what they 
have previously been dyed with. The garment should 
have^ been Scoured previous to chroming, but any 
spots are left to see the effect of the chroming upon 
them, as usually they disappear. Thousands of pieces 
of cloth are sent out every year by the manufac- 
turers that are union-dyed, or acid-dyed, and have 
no mordant upon them. Burning the cloth to ashes 
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and treating the ashes to water and a drop of acid 
will develop a yellow color if chromium is present, 
and if neutralized with a little potash, crystals of 
bichromate of potash will fo^m upon evaporation. 

Soap-Making. 

Soap is a chemical combination of a fatty acid 
with caustic lye the base of which is usually potash 
or soda; the potash lye producing true soft soaps 
a*id soda lye hard soap. 

Caustic soda or caustic potash is now readily ol> 
tainable in any quantiti(‘s in the market. It is fur- 
nished in drums into which it was poured in a molten 
condition, and as hard as stone. It is also furnished 
ready crushed to about the size of a grain of barley, 
and simply needs to be dissolved in water to the 
proper strength for soap-making. 

Formerly each soap-boiler causticized his own lyes, 
and employed 3 strengths of lye, one of about 25° to 
30° Bauiii^, another of 12° to 18° Baume, and a third 
of 2° to 5° Baume. The causticizing wa^done thus: 
One part of quicklime, slaked by sprinkling on just 
sufficient water to crumble it, was added to 3 parts 
of soda carbonate in 5 parts of water. If potash, 
the same weights and proportions wert adhered to. 
Stir the mixture and allow it to settle. The* clear 
liquor is poured off and constitutes the first, or strong 
lye, 25° to 30° Baum^. By adding successively 5 parts 
of water to the sediment from the first, a second and 
third lye was obtained, the final washings being used 
11 
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to start a fresh lot. The second and third lyes are 
strong enough for general purposes. Twenty lbs. fat; 
are melted in an iron boiler and kept at a moderate 
heat, stirring in a little ajt- a time ©f third lye, 10 lbs. ; 
after about an hour let the mixture get up to boiling- 
point and stir in by degrees 10 lbs. second lye. This 
completes the first stage, which is termed sponifica- 
tion. The next step, “cutting up the pan,’’ is to add 
by degrees a mixture of soda and lye containing 
2 or 3 lbs. common salt. This separatees out the excess 
of water from the curd, leaving a soapy j^aste; bc^l 
and stir for some time*, settle, and draw off from the 
bottom the water, which is usually quite colored. 
The third operation, called clearboiling, has now to 
be performed. Stir now into the paste by degrees 
5 lbs. of first lye; and, when perfectly mixed and 
smooth, boil for 2 hours; if the soap meanwhile 
should become too liquid, as may happen if too weak 
a lye has been used, some salt, or weak lye containing 
salt, is added. The boiling is terminated when large, 
regular, dry scales appear on the top; when this is 
the case letjt settle and draw off the liquid from the 
bottom. Put the soap into frames lined with cotton 
cloth which has been well powdered with lime and 
starch, and as soon as the soap is firm cut and lay 
it out to d?y. No salt is added in making soft 
soap and no separation of any of the liquid takes 
place. The whole is used, and care must be exer- 
cised that just enough caustic lye is used to make 
the soap and not leave an unused excess to injure 
the hands. 



OF TEXTILE FABRICS. 


163 


Filled Soaps. 

Plard soaps are usually made by the process just 
described, with some slight variations, the excess of 
water being separated from the paste by the use of 
salt. That class of soap is termed grained soap, 
but there are some kinds of soap, cocoanut oil and 
soda soaj), for instance, that are so hard by nature 
tliat ‘'salting out’’ is unnecessary, the water remain- 
ing in the paste. Soaps of this class are called filled 
soaps. It is apparent that all soft soaps are of this 
class. • 

Oocoanut-Oil Soap. 

Put 100 lbs. cocoanut oil and 100 lbs. soda lye of 
27*^ Baumc into a .soap kettle. Boil and mix thor- 
oughly for 1 to 2^ hours, until the paste gradually thick- 
(*ns, then diminish ,the heat, but continue the stirring 
until the cooling paste becomes a white, half-solid 
mass. Then transfi'r cjuickly to the frames. E(|ual 
parts of tallow and cocoanut oil will^make a very 
fine filled soap. Cocoanut oil mixed with any fats, 
if in not too large a proportion, will produce filled 
soaps. 

Home-Made Caustic Soda. 

Dissolve 6 lbs. common washing soefe in 4 gallons 
warm water. Slack 6 lbs. quicklime in just enough 
water to crumble to powder, add the slaked lime to 
the soda solution, and stir the two together and add 
4 gallons boiling water. Stir thoroughly and let settle, 
and use the clear. 
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Home-Made Hard Soap. 

To the above lye in a clean iron kettle add 12 lbs. 
clarified grease, stirring in at the same time 4 ozs. 
powdered borax; let it^boil until it becomes thick 
and ropy. Have in readiness a tight box and piece of 
muslin large enough to lay over the sides to allow 
the contents of the box being conveniently lifted out. 
Pour the contents of the kettle into the box and let 
it stand a few days. Remove from tlic box and cut 
with a wire into bars. Soap thus madci and left to 
harden will become fit for use in a month. 

Home-Made Soft Soap. 

Wood ashes mixed with slaked lime are leached 
by packing into a barrel or other receptacle lined 
with sti'aw. The packing should bb rather harder 
toward the outside than the centre, but all should 
be j)acked quite firm so the water used will not pass 
too quickly through the leach. If the leach is properly 
set up the fifst lye coming through from hardwood 
ashes is ve^^ strong, if the ashes are fresh. Ashes 
should be stored away from air and damp. If a 
potato will float, the lye is good. Fill a kettle ^ full 
of the lye and add to it, a ladleful at a time, melted 
fat, stirring oontinually until a perfect ring can be 
made on the surface with the stick. Let the fire go 
out, and the soap cool. Any lye that separates may 
be poured off by tilting the kettle. The leach must 
be set high enough to allow of some vessel being set 
to catch the lye, and about much lime used as 
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ashes; if the last run of the leach is too weak, boil 
it down until a potato will float on the cooled lye. 

Toilet Soaps. 

To this class belong the finhr kinds of scented soaps, 
which liav(‘ emollient properties. They are rarely 
made by the perfumer, the body or basis being a well- 
sel('ct('d white soap subsequently to be cleaned and 
purified. For the choicer grades olive and sweet- 
almond oil should be selected, as the fat, lard, and 
Ix'c^f tallow make the next best grade, and, for palm- 
oil soa^), a small quantity o^ bleached palm oil is 
a(ld('(l to tallow or lard. Cocoa oil and pale rosin also 
.enter into the composition of certain toilet soaps. 
These body soaps may be obtained as wanted from 
any well-ordered soap factory. To be adapted to 
the purj)oses ot the perfumer they must ^be. neutral, 
firm, free from unpleasant odor and all tendency to 
crust or effloresce in cold or dry weather, or sweat in 
damp weather. They should, moreover, give a rich 
lather without wasting too much or fapidly in the 
water. Soaps in their original condition are apt 
to be deficient in some of these points, arid must first, 
for the purposes of the perfumer, undergo a refining 
process. The soap as purchased in bars or blocks is 
piled upon the shelf of the rasping-machine, and 
placed in the hopper, and as the wheel revolves Jenives 
come against the soap and cut it into meal, which 
falls into a reception box underneath. In this state 
it melts very readily and is transferred to a steam 
bath and mixed with rose and orange-flower water, 
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of each J gallon to every 100 lbs. of rasped soap. 
The kettle is steam-jacketed, and when steam is 
turned on the soap gradually melts and must be 
*‘crutched’’ with a stick having a^eross or board upon 
its end until a paste of* uniform consistency is ol> 
tained. It is now allowed to cool, but is again melted 
without addition of rose water and crutched as before. 
When there are several kinds of soap to be us('d in 
one blend, each must be rasped, melted, and crutched 
separately, or added one at a time succt'ssively and 
crutched constantly to effect an even mixture. When 
the paste is nearly c^ol, coloring matters may be 
added, and lastly the perfume, to avoid as much as 
possible loss by evaporation from the hot paste. 
When extracts or bouquets are used they must be 
added direct to the meal and forcibly incorporated 
by kneadirjg with the hands or passing repeatedly 
between marble rollers. Any application of heat 
would occasion loss of perfume and impair the odor. 
The soap is now ready for the rectangular well, made 
of wooden frames set one upon another, called cooling 
frames. In a day or two it is hard enough to be 
cut into tablets, the size of each frame ; these are set 
up edgewise and allowed to dry for several days and 
then barred by means of wire. The height of the lifts 
make the len^h of the bar and the gauges of the wire 
the width, and made to cut any required number 
to the pound. The bars are divided into tablets, 
which are pressed to give them solidity, and to orna- 
ment the surface with any appropriate device, the 
maker’s name, etc. The shape of the mould deter- 
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mines the form of the finished cake. The press is of 
ordinary construction, operated by hand or foot, 
or may be a hammer giving vertical blows of constant 
force. A spiral spring throws each cake from the 
die- box as soon as the pressure is removed. 

Floating Soaps. 

All the hard soaps increase in bulk by mechanical 
Ix^ating of the paste. The loss of density thus pro- 
duced gives them the property of floating in water. 
The b(‘ating is best accomplished by a churn twirl 
rotating in the bottom of th^; pan and operated by 
a handh'. Expose 5 lbs. olive-oil soaj) to a steam or 
.wat(U’ heat along with 1} pints of soft water, and 
beat up the mixture until it has doubled its volume. 
It ma}^ b(5 coloix'd and scented at the same time. 
When b('aten cpough pour it into a cold frame. Cool 
quickly, and when hard cut it into bars or cakes. 
This soap floats on water, but will not bear much 
soaking, as it rapidly softens. 

» 

Transparent Soap. 

This js made by dissolving hard white soap, pre- 
viously reduced to meal and thoroughly dried, in 
alcohol. A steam bath fitted with a still head makes 
a good containing vessel. Alcohol ^and soap are 
taken in about equal parts and as the solution pro- 
ceeds any alcohol that comes over in the condenser 
is saved. The heat should not exceed 212° Fahr. 
Time is allowed for settling, aft(T which the clear 
fluid is drawn off into wooden frames, or britannia 
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metal globes if desired to make it into balls. Previous 
to settling it may be colored with alcoholic tinctures 
of alkanet for red, chlorophyll for green, turmeric for 
yellow, etc. Transparent soap is only translucent 
when first made, and only becomes clear wh('n per- 
fectly dry. The perfumes are the same as other soaps. 

Glycerine Soap. 

Any mild toilet soap with which about of its 
weight of glycerine has been incorporated whiki in 
the melted state. It is generally tinted red or rose 
color with a little tinctyre of archil or dragon’s blood* 
or orange with annatto. It is variously scented, berga- 
mot or rose geranium, supported by oil of cassia, being 
common. 


White Windsor Soap. 

Genuine old white Windsor is niade from a body 
of which lard and olive oil is the stock, and attars of 
carjfway, lavender, and rosemary the perfume. Mod- 
ern Windsor soap is made from fine white curd soap 
115 lbs., cocoanut-oil soap 20 lbs., perfumed with 
attar of caraway IJ lbs., attars of thyme and rose- 
mary 8 ozs. each, and attars of cloves and cassia of 
each 4 ozs. 

Brown Windsor Soap. 

Curd soap, 100 lbs.; cocoanut-oil soap and pale 
yellow rosin soap of each 25 lbs. ; color with caramel 
8 ozs., and perfume with attars of caraway, cloves, 
thyme, cassia, petit grain and lavender of each 1 oz. 
Oleic soap of first grade is peculiarly adapted as a 
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body for brown Windsor, as it gives a rich lather, 
is very smooth and highly emollient, and holds its 
normal moisture for a very long time. 

* » 

Honey Soap. 

White curd soap, 40 lbs. ; melted and crutched with 
white honey, 10 lbs.; storax, 2 lbs., and powdered 
benzoin, 1 lb. 

Sulphur Soap. 

^ White curd or Castile soap, fresh made, J lb., 1 oz. 
fine welbwashed flowc'rs of sulphur, 1 oz. rectified 
spirits (alcohol) colored with alkanct, and sufficient 
iittar of roses to strongly scent the mass. Beat the 
whole together in a marble or Wedgwood mortar 
until it tis a smooth, even paste. Its daily use tends 
to render the skin fair and smooth. The alcohol and 
color may be omitted at will. Highly recommended 
in various skin diseases. ^ 

Caution in Using Medicated Soaps. 

Before using mercurial or sulphur joaps, finger 
rings, eaV rings, and bracelets of gold, etc., should be 
removed and not replaced untH a short time after 
the skin is again dry; otherwise they may become 
tarnished, or even corroded. The safne applies to 
all other cosmetics containing sulphur or mercury. 

Whale-Oil Soap to Destroy Insects. 

Boil any quantity of whale-oil foots with sufficient 
caustic lye to make it into soap. Pour off into moulds 
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and, when cold, it is tolerably hard. Whale-oil foots 
is the sediment from refining whale oil. 

Garbolic.-Acid Soap. 

Freshly-made coeoanut-oil soap, 150 parts; fuse, 
then add a solution of caustic potassa, 2 parts; oil of 
lemon, 1 part; and carbolic acid, 6 parts; alcohol, 10 
parts. To be poured into moulds. 

Mercurial Soap. 

Crushed corrosive sublimate, 1 drachm ; alcohol to 
dissolve, about 1 oz.; powdered Castile soap, 4 ozs. 
Beat them to a uniform mass in a Wedgwood mortar 
and perfume with attar of roses or oil of cassia and 
oil of bitter almonds. Nothing metallic must touch it. 
This has been recommended in various skin diseases. 

Glycerine-Soap Balls. 

To any recently made toilet soap, sliced, and 
melted without water, if possible, add pure glycerine 
1 oz. to the pound; thoroughly incorporate, until 
the mass has become cool and make at once into balls. 

Sand-Soap Balls. 

Melt recently made best yellow soap with or without 
J of its weight^of white soft soap and a little sweet oil, 
and add J the weight of the melt of finely powdered 
pumice stone, marble dust, fine sifted washed sand, etc. 
Used for scouring purposes and for dirty, hard work 
generally, and to prevent roughening and thickening 
of the skin in cold weather. Nothing equal to it for 
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lavatory work, greasy saucepans and any earthen 
ware that gets a film of smear not readily removed 
by soap and water. 

Spermaceti Soap. 

This soap, though superior to all others in emollient 
properties, can scarcely be said to exist on the market, 
owing to the difficulty of saponifying it. As vended 
it consists of white curd soap 14 lbs., perfumed with 
a mixture of attar of bergamot ozs. and attar 
qf lemon 8 ozs. 

Musk Soap. 

, Best tallow soap 30 lbs., palm-oil soap 20 lbs., 
Spanish brown 4 ozs., essence of musk 3^ ozs., and 
a little attar of cloves and rose water, and 3J ozs. 
attar of bergamot. , , 

' Gold Soaps. 

Although the commoner soaps arc usually made by 
boiling, they can be made by the cold process if 
desired, and the fats used may be the same in both 
methods. The cold or ‘Mittle-pan” pro(M3ss is, how- 
ever, almost exclusively used for making fancy or 
toilet soaps, and for these purposes the fats require 
to be very pure and odorless or to undergo a purifica- 
tion process where any delicate scent •is to be used 
in perfuming. The lye used for saponification must 
be much stronger than that used in the boiling process 
and should be entirely clear and colorless; 36° to 40° 
Baum6 is the strength usually employed. 

Incorporate by degrees 50 lbs, caustic soda lye. 
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36° Baum4, with 100 lbs. fat at a temperature not 
higher than 104° Fahr. Continue to stir with a broad 
paddle until a complete ring can be drawn on the 
surface. With scented, soaps, lihe perfumes must 
now be stirred in. The paste is now put into the 
frames having broad cotton-cloth linings so that when 
the frame is completely full there shall yet remain 
sufficient of the cloth to completely cover the soap. 
The frames are now covered with a wooden cover 
and left 12 hours, during which time the temperature 
will rise considerably, producing completely the 
saponification. When cool the soap is cut, pressed, 
etc., in the usual way. The degree of hardness of 
the soap will depend upon the sort of fat used. V ery 
hard fats, like tallow, must be melted previous to 
incorporating the lye, and require mechanical means ' 
to stir in the caustic soda. With cotton-seed foots 
containing much water the stirring is easy and may 
be ‘done with a hoe, like mortar-mixing, and the lye 
may be less in proportion to the water in the foots, 
but should t)c rather stronger than 36° Baum4, 
mixed in ajnortar box, covered with old sacking for 
a couple of days to ripen. This cotton-seell soap is 
largely made and used in textile mills. 

% Washing-Soap. 

A mixture of 60 lbs. tallow or 30 lbs. |pich of tallow . 
and palm oil, with 40 lbs. cocoanut oil treated by 
the cold process with 125 lbs. caustic soda lye of 27° 
Baum6 and 25 lbs. of salt water of 12° Baum6 will 
turn out 244 lbs, washing-soap. 
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Cold-Made Soft Soap. 

Soft soap by the cold process is identical with soft 
soap by the boiling rfnethod. ^Potash lye must be used 
and will always be pasty or gelatinous if the lye is 
free from soda. Shaving creams are usually made 
by this process, using white clean lard and caustic 
potash, with some alcohol to give it the proper con- 
sistency, and perfume it well. To I lb. white soft soap 
add 2 fluid drachms liquor of potassa and 1 pint of 
alcohol. Put into a strong bottle and agitate well 
and keep in a warm place until solution is complete. 
After settling pour off the clear. If not transparent 
add some more alcohol before decanting, and at any 
time, if too thick, it may be thinned with alcohol 
or proof' spirit. If much essential oil be added to per- 
fume it the credm will not be so clear. • 

Orease-Removing Liquids for Textiles. • 

The nature of a liquid for this purpose must be such 
that, when applied to the greasy, oily, resinous, or 
tarry spot upon the textile, it shall softea and mingle 
with it by rubbing, or simply by contact. This is a 
prime requisite, but it is not all that is needed. There 
must also be the property after the spot is softened 
that will allow of some rinsing-fluid* usually and 
preferably fold water, being applied to rinse the 
cleansing-liquid together with what it has removed 
from the textile, completely away. A further req- 
uisite is that it shall contain no chemical that will 
destroy or attack to an appreciable degree either the 
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fibre composing the textile, or any coloring-matter 
that has been applied to it in its manufacture. A 
very great number of formulas would be required if 
it were undertaken to ,enumerat(^ the varieties of 
textiles and their colorings, and state spc'cifically in 
each and every case exactly a liejuid compound that 
was the limit of strength admissibl(‘ in each and every 
case. However, it may be said that the more nearly 
neutral the detergent liquid may b(‘, the less risk of 
injury to the textile, eitluT in texture or color. Many 
textiles arc changed in color by water alone. They\ 
are inexpensive fabrics, as a rule; yet very many 
silks “spot’^ with water, and if wet at all must be 
wet all over in order that all may be changed alike 
and equally. In such goods, when greasy spots occur, 
removing the grease will invariably leave a changed 
place, but if in addition to treating the spot the whole 
article can be treated, even in lesser degree, the 
change is blended in outline at least, and becomes 
much less noticeable. White goods, of course, are 
in very much less degree, if at all, subject to spotting 
from water or liquids used to clean them, except as 
to the starching and lustring; it is therefore not 
necessary to discriminate very closely in the nature 
of detergents used on them, so long as it will remove 
the spot and hot act too energetically upon the fibre 
of the fabric. All that class of detergent liquids that 
combine with neutral soap, that is, w^ill act as a sol- 
vent for soap or soap powders, and are solvents f^ 
grease or although not solvents for soap, are solvents 
for grease and with soap are miscible with water, 
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and further, are neutral, may be safely used on any 
and all fabrics and colors. Soaps in combination with 
chloroform, carbon tetrachloride, ether, alcohol, 
benzine, naphtha, gasoline, etc,, are quite harmless 
anyway, while formulae combining with soap, am- 
•monia, sodium carbonate, sodium hydrate, potash 
in any of its alkaline salts, borax, lime, or lime water, 
are to be used with caution. Not that they are not 
good, but that they may, from th('ir alkaline or caustic 
nature, do harm. The tongue and nosc' arc nature’s 
laboratory. A liejuid smelling strongly of ammonia, 
or when touched to the tongye bites,” is to be 
used only where' possibilities of doing injury to fibre 
or color are rather remote. 

, Small Spots on Broadcloth. 

Mix ozs. pijjeclay with 18 drops of alcolioTand 
18 drops spirits of turpentine. Rub the spots with 
the mixture and dab a little of the dry clay on the 
opposite side. Allow to dry and then rub off and 
beat out the clay. * 

^0 Clean Spots from Black Cloth. 

Dissolve 1 oz. of bicarbonate of ammonia (smelling- 
salts) in 1 quart of warm water, and rub the cloth 
with this fluid by means of a black stocking, or dark- 
colored cloth of any kind. Rinse in same way with 
cold water, brushing in each case the way of the nap, 
thAi dry and press. This mixture is volatile even if 
not rinsed out, and therefore eliminates any danger 
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of leaving some substance behind that may catch 
dust and look badly after a time. 

Cloth-Cleaning Compound. 

Mix together 1 oz. glycerine, 1 oz. sulphuric ether, 

1 oz. alcohol, 4 ozs. ammonia, 1 oz. of Castile soap, . 
then add water to make 1 quart. Rub the cloth with 
liquid and rinse w(41 out. If the color is very delicate, 
omit the ammonia. 

Lightning Eradicator. 

Mix together thoroughly and allow to stand a few 
days before using 4’ ozs. of strong liquid ammonia, 

1 oz. nitrate of potash, 2 ozs. of mottled soap, in 
shavings. Cover grease-spots with this compound, 
rub well in, and rinse off with water. Good on strong 
colorSj and removes grease-spots very s6on. Any 
good soap shavings can be substituted for mottled • 
soap. 

Cleansing Fluid for Spots of Unknown Origin, that 

may be either Acid, Resin, Tar, Wax, or Grease. 

One hundred parts of alcohol, 30 parts ammonia, 

4 parts of benzine. This mixture passes very readily 
through cloth; therefore if the cloth be stretched 
over a cup, plate, or any concave article, the fluid 
may be passed through; a little friction at the worst 
ppints hastens the work. If there seems to be a part 
of the color destroyed after the above treatment, 
try a few drops of chloroform upon it, as it may 
restore the color. If a residue remains best let the 
whole dry and with a few drops of sperm oil soften 



OF TEXTILE FABRICS. 


177 


ip tar or resin and again wash with a bit of soap 
)n a tooth-brush, and rinse off with warm water. 

Spots Known tp be Grease. 

Melt 8 ozs. good curd soaj) in sufficient water, or 
ake equal weights of soft soap; add 1 oz. of ox gall 
ind 1 oz. spirits of turpentine and fuller’s earth 
nough to allow of being made into balls or cakes; 
noisten the grease-spot and rub the balls or cakes 
ipon it. Allow to dry; brush and rinse off and rub 
oine as the spot is getting dry. 

Gleaning Compound. 

Four ozs. soft soap, 20 ozs. proof spirit, and 20 ozs. 
vater. Proof spirit is equal volumes of absolute 
ilcohol arid water. Therefore 12 ozs. of alcohol and 
10 ozs. of water Would come near enough. • Qrdfnary 
5 in is a close approximation to proof spirit, is clear, 
ind the scent of juniper is no objection or detrime/it. 
In fact, gin is often recommended in cleaning com- 
pounds, and for black silk is highly recommended, 
rhe black silk is simply sponged off with a clean 
Sponge dipped in gin. 

Directions for Dyeing Feathers. 

Cleanse the feathers first in warm water at 100° to 
120°, containing a little soda, ammonia, or carbpnate 
of ammonia, and allow to remain in this bath until 
the grease has been entirely removed, i.e., until the} 
are absorptive. Oftentimes feathers are cleaned in 
cold water containing soda, to which a little pow- 
dered starch has been added. 

19, 
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Feathers are bleached in a similar manner to wool, 
with peroxide of hydrogen, or peroxide of soda. 

Feathers are usually dyed with acid dyestuffs (acid 
colors), seldom with ba^c dyestuffs. 

With Acid Dyestuffs (Acid Colors).*^ 

Dye the well-cleaned feathers in a bath just b(‘low 
the boil for J hour, or for J hour at the boil, with the 
I’cquisite quantity of acid color and the addition of 
5 per cent of oil of vitriol (sulphuric acid) 144° 
Twaddell. , 

With Basic Colors. 

Dye the well-cleaned feathers at 100° to 120° Fahr. 
in the well-dissolved basic color. It is well to dry 
the feathers after dyeing in a rotating-macl;iine. 

List of Acid Colors. 

(From the Elberfeld Co.) 

Reds. 

Acid magenta. 

Brilliant croceine 3 B, 

Carmoisin 3 B, 

Eosine S extra bluish, 

Fast red A, 

Rhodamine B, G, B extra, G extra. 

Orange. 

Croceine orange G, 

Eosine S extra yellowish, 

Mandarine G, 

Orange 11 B, G T, 
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Yellow. 

Quinoline yellow, 

Indian yellow G R, 
Naphtliol yellow S. 

Green. 

Acid green 3 B, B B N, G G. 


Blues. 

Alizarine blue SAP, 

Brilliant wool blu^ B extra, 
New patent blue B, 4 B, G A, 
Wool blue N extra, R extra. 


Violets. 

Acfd violc't 3 B extra, 4 B extra, ^ B*W. 
Fast acid violet 10 B, 

Methyl violet B. 

Browns. 

Bismarck acid brown, 

Bronze acid brown, 

Dark acid brown, 

Fast brown. 

Blacks. 

Acid black 4 B L, L D, 

Feather black T B extra 21911, 

Wool black N 4 B. 
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Leather Bleaching. 

Three methods are employed for leather bleaching, 
oxidation, reduction, and acid bleaching. There is a 
topping process in addition to thf; real bleaching pro- 
cesses, a method, that is, of hiding a color instead of 
bleaching or stripping. It goes without saying that 
in many cases the actual process is a combination 
of two or more of these processes, or typical methods. 
The oxidation bleach is the favorite with chamois 
and skins of furred animals. Reduction bleach is 
used for the same articles to a less extent. Ordinaiy 
leather is generally atid-bleached. 

Oxidation Bleach. 

The oldest of these methods is grass bleaching, but 
the great time it requires has causqiil bleaching with 
peroxide of hydrogen, or sodium, which from this 
point of view may be regarded as concentrated 
sunlight, to replace it in a very large measure. Leather 
tanned with j^cgetable tannin should not be bleached 
in this way. It bleaches easily under this treatment 
certainly, but is very a})t to darken again afterward. 
In using sodium peroxid(‘, the whiter comnuTcial pow- 
der is stirred into a J-per-cent solution of oil of vitriol 
until the liejuid is just perceptibly alkaline. The 
leathpr is then soaked in the li(|uid until the bleaching 
has** reached the desired point. It must be stirred 
about occasionally. Another bleaching agent for 
leather is permanganate of potassa, but it is most 
important to use this in acid solution, as alkaline 
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permanganate liquids tender the leather. This is a 
very favorite way in France for bleaching chamois 
leather. The solution used is one of 2 lbs. of per- 
manganate in 200 gallons of^ water, and it is just 
acidified with oil of vitriol. A sulphurous acid (sodi- 
um bijiyulphite hydrochloric acid) is often necessary 
to free the bleached leather from brown manganese 
oxide precipitated upon it. No other oxidation 
methods than these have turned out to be of any 
value for leather. 

• 

Reduction Bl(«ch. 

This method is in practice confined to the use of 
sulphurous acid. It is chiefly carried out with the 
gaseous oxide, and is generally used for fur skins. 
The bleaching chamber is then worked exactly as in 
straw or silk bleaching. The liquid sulphurqus acid 
bleach is prepared by dissolving sodium bisulphite 
in weak hydrochloric acid; the strength required 
varies within wide limits and must be adjusted by an 
experienced leather-bleacher. This is the disadvan- 
tage of wet sulphur bleaching as comparod with the 
use of gas. Whether the wet or dry process has been 
used, it is most important to remember that the oil 
of vitriol formed in the leather during the bleaching, 
which will destroy it if left in it, canrfot be gotten 
rid of by rinsing. An alkaline bath must precede 
the rinsing, and if the sulphur bleach has not turned 
out well, the bath may well take the form of a weak 
solution of sodium peroxide. 
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Acid Bleach. 

For this bleach the leather is first fn'ecl from grease 
with alkali, preferably borax. A solution of 3 lbs. 
of borax in 6 gallons of* water is •Required for 100 lbs. 
of leather. After working the leather in this for { 
hour, it is drained, rinsed, and bleached in a 4-p«pr-cent 
solution of lactic acid. The bleach takes another 15 

minutes. _ . „ , , 

Topping Methods 

answer well with leathers already light-colored, as 
they do not injure the leather as bleaching is apt to 
do, even under the lAost skilful hands, and are also 
cheaper. r3ark colors, however, cannot be hidden. 
Sugar of lead and oil of vitriol in alternate weak baths 
are used, repeating until sulphate of lead is deposited 
sufficient to hide its natural color, } to f-per-tent solu- 
tions* and* the leather must first be freed from fat, 
and the first bath must be sugar of lead, also the last 
bath, to neutralize the oil of vitriol, and saves much 
rinsing; of late tin salts have been used in conjunction 
with white pigmemts, such as talc, blanc fixe, and 
pipeclay. Jliese pigments are also used alone, being 
well rubbed into the leather, which is first thoroughly 
soaked. 

MISCELLANEOUS. 

Urease-Stains from Paper. 

SA'ape away with a knife any smear thus remov- 
able. Warm the paper and lay a blotting-paper upon 
it and press gently with a hot iron. Traces remaining 
are to be removed by hot turpentine. Place the tur- 
pentine in a bottle; place the bottle containing the 
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turpentine in a vessel of cool water and heat gradually 
ib boiling. Lay the turpentine upon the stain on 
each side, and then, after a few moments, remove 
the turpentine with alcohol,* by means of a brush or 
swab dipped repeatedly in the alcohol. Finally 
resto5K3 the lustre and smoothness of the paper with 
a hot iron. 

Grease-Spot-Remover. 

Four ozs. alcohol, 16 ozs. spirits of turpentine, 4 ozs. 
ether. Mix, and keep well corked. Place a blotter 
i5nder the stain and apply the fluid over the stain 
with a rag until the spot is out. Blot again on both 
sides with fresh blotters and dry in the shade, ex- 
posed freely to the air. Very old stains of grease may 
require several applications. 

• To Use Soap-Wort. • ‘ * 

Twenty-four parts of the root and dried leaves, 185 
parts alcohol, 1,700 parts of water. Powder the sOap- 
root and boil it in the water 15 minutes, then put in 
the leaves cut up fine and boil 2 to 4 hours and strain. 
When cold add the alcohol. The fluid is^sed cold or 
lukewarni. Dip the stained part of the fabric therein 
and rub up a lather with the hands. More especially 
for silk goods. May be applied to calico with a brush. 
Rinse well out with cold water and irSn nearly dry. 

White Stains upon Varnished Table-Tops. 

Usually, or at least often, these disappear if the 
stain is smeared slightly with any oil, or better, with 
oil containing some turpentine. Dry powdered car- 
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bonate of soda, or sal-soda, in fine powder, saleratus, 
or even lime in powder so fine it won’t scratch, may 
be sprinkled over the spots and afterward rubbed 
with a cloth saturated* with kerosene. Rub first 
the spots and then the whole top and wipe and polish 
with a dry cloth. 


Iron-Eust Spots. 

Iron oxide is soluble easily, or after some time, in 
1 part muriatic acid to 5 parts of water. If the rust 
spot is upon anything that is not attacked by the 
^cid, there is no simpler method. Oxalic acid has 
similar solvent powers on iron oxide, and as it is a 
dry substance, is more convenient to keep in the 
house, but being poison, is unsafe where any child 
or person not responsible can have access to It. Iron 
rust on ^ny white goods can be safely treated with 
muriatic acid and the acid rinsed off well aftemard. 
On delicate-colored things, the rust usually acts upon 
the coloring compound also, and even if the rust can 
be dissolved out there is a spot remaining. Dry salt 
and lemon juice; lay the salt just the size of the spot 
and moisten with the lemon juice; it will slowly 
dissolve the rust. Iron rust properly applied is a 
very permanent dye, and much used for cotton buff 
(khaki colors)*, and no formula can be given to remove 
it frwh all the many articles that can become stained 
with it in the daily affairs of life. Two parts of tar- 
taric acid, 1 part powdered alum, laid on like salt 
and lemon juice, are rather more energetic in removing 
iron rust, and not destructive to fabrics. 
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To Dye a Carpet. 

Carpets have been dyed, where badly faded, in the 
following manner: .First take up the carpet and beat 
thoroughly either before or after ripping the breadths 
apar^ Then scrub and wash it on a table with a 
brush and soap and water, not driving any more 
water through than can be avoided. Let it become 
about half dry and make up a dye in a basin of the 
required color and, keeping it hot, scrub it into the 
carpet as evenly and thoroughly as possible. Do not, 
however, try to get the full depth of color at once 
going over the carpet, but go over it twice, and with 
the brush not too much filled with the color, and get 
it as evenly distributed as possible. It should not 
be so soaked with the dye liquor as to drain toward 
one edge after b^ing hung on a line in the shade to dry. 
or that part hanging lowest will become overcharged 
with the dye and be too dark to match the rest*. 

• 

To Make Colored School Crayons. 

Make .a solution of the dyeware of a concentration 
about right for use as ink. Use common school soft 
crayons. Stand as many as are needed in a cup and 
pour on the solution of dyeware to co^ver them, and 
let stand about 10 minutes. Place the wet crayons 
where they will keep warm for about 12 hours, or 
over night. When dry they are fit for use. The dye 
not absorbed by the crayons may be saved for 
further use. 
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Colored Staxches. 

Use a little dye of the color of the article to be 
starched in the water in which the starch is boiled. 
The effect is to bright’en the finished work very 
materially. 

To Dye Wood. 

Wood is very difficult to dye where the pieces 
are of any great thickness. Veneers are dyed entirely 
through, but the operation is a very prolonged and 
tedious one. The ven(?ers arc soaked in water for a 
week and a good deal of slimy extractive matter is 
thus worked out. A further treatment is to soak the 
veneers in a 10-per-cent solution of caustic soda for 
24 hours and then to boil therein for ^ hour, ^hereby 
a lot more .of stuff comes out of the. wood, and the 
texture is very much softened and rendered as near 
an approach to pure cellulose (the cotton fibre) as 
can readily be arrived at. The dyeing operations are 
facilitated the more thoroughly this is done, but there 
is a limit to which it can be carried on account of the 
veneers becoming brittle and tender when dry. The 
quality of the finished dyeing of veneers is improved 
by several intermediate dryings during the dyeing 
operation, an(;l, where possible, should be dried in 
the open air. Some dyeings of veneers are so soft 
and disintegrated that they must finally be dried 
between blotting-paper under heavy pressure to 
retain their shape. The prepared veneers are well 
washed before dyeing. The old method of dyeing 
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black veneers, still largely practised, is to boil and 
steep the prepared veneers in decoctions of logwood 
(1 part logwood to 3 of water), or solutions of log- 
wood extract for *24 hours’, removing and drying 
and putting them in hot solutions of copperas (1 part 
coppf^as to 30 of water) for another 24 hours. Acids 
will, of course, turn this black to red, which in a short 
time becomes a fad(‘d and nondescri[)t shade. Al- 
kalies in turn would purple it, and fade eventually 
to a yellowish stain of drabby-brown character The 
Writer is of opinion that the s^iljduir colors could be 
us(k1 to dye v('neers. They are fast to all reagents, 
sunlight, and abuse generally. The process is carried 
out ill caustic soda solution and the percent of 
caustic soda can be any amount required. The dye 
is dissolved in .sodium bisulphide (being msoluble 
in pure water) equal to I or more of the weight of 
the dye, and some bisulphide is add(‘d also to the bath. 
In practice the whole could be added to the l^ath 
and boiled until dissolved. Salt equaUto the weight 
of the veneers is added to cause the bath to exhaust 
more completely. If the veneers weit thrust in 
lengthwise in a cage of rope (metals affect the bath 
injuriously) they could be withdrawn at any time 
for examination and drying out. The bath is a 
standing permanent one, and is strengthened, from 
time to time as needed, and no precaution? are 
necessary to keep it from spoiling. The sulphur 
colors come in red-yellow, blue, green, black, yel- 
low, etc., and will combine with each other to 
make any shade. 
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Bright Red Dye for Wood. 

Put 2 lbs. genuine Brazilwood dust in 4 gallons of 
water boiling hot; put,. in as many veneers as the 
liquor will hold; boil for 3 hours; then add 2 ozs. 
alum and 2 ozs. of nitric acid. It is well to lift the 
veneers, or draw off the liquor and mix the alum and 
nitric acid with the bath and return the veneers to 
the bath, or the bath to the veneers, and boil a short 
time longer. Every day the bath must be warmed 
up until it has struck through. This red is fairly fast 
to light and acids, and finishes well. 

Bright Yellow Veneers. 

Persian berries 1 lb. per gallon of the water re(]uired 
in which to boil the veneers, and boil until the color 
goes through; 2 ozs. nitric acid are added after 3 hours, 
and help very much to get the color through. Closed 
lead pipes for steam and wood vats are best for dyeing 
veneers wherq, nitric acid is used. 

^ Orange for Veneers. 

Combine the red and yellow dyes, and dye exactly 
as directed. 

' Blue for Veneers. 

E??tract of indigo in strong solution and the veneers 
heated to boiling occasionally and allowed to steep 
until colored quite through. The prepared veneers 
best be quite dry, or at least two-thirds dry when 
put in the bath, Rinse well finally, or expose to 
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ammonia fumes, or carbonization and “wooling’^ of 
tli(i surface of the veneers under the tool may result. 

Any cotton dye in alkaline solution will dye wood. 
Any of the direct blacks, 10 per cent of the black, 
2 per cent soda asli and 20 per cent common salt. 
If the wood is softened and well prepared, 2 days’ 
cookiftg and steeping will penetrate yV ^f of 

ash (in grain), or more exactly basket splints pounded 
from an ash log. If sawn in sheets yV ii^ch they will 
dye much sooner. 

• Rdd. 

Ten per cent benzo-pur purine, 2 per cent soda ash, 
20 per cent common salt. 

Yellow. 

Ten pfbr cent any bright cotton yellow, as chinoline 
yellow, chrysamine G, 2 per cent soda ash, '20^ per cent 
common salt. 

Blue. 

Ten per cent benzo-azurine G, or an/ cotton blue of 
like character. 

Y 

Green. 

Five per cent benzo-azurine Gand 5 per cent chrysa- 
mine G, 2 per cent soda ash, 20 per cent common salt. 

Purple. Ir 

This is best with logwood, thus: Prepare a decoc- 
tion of logwood as for black. ■ Boil and steep the 
prepared wood in the decoction until well penetrated. 
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Dissolve 2 per cent of the weight of the veneers of 
alum in hot water and add directly to the bath after 
lifting the veneers, if the bath is to be therein. Other- 
wise make a fresh alum bath. Traces or considerable 
quantities of indigo extract may hb added to the alum 
bath to shade the color if desired. 

< 

Purple. 

Archil in decoction of ^ to 1 lb. per gallon of liquor 
dyes with good penetration, and is fairly fast. Can 
be shaded with indigo extract and saddened with 
alum for red, and copperas and blue vitriol for more 
brown and sombre shades. Simply soaking white 
veneer in copperas solution will give a silver-gray 
color without previous preparation of the wood. 

^ ‘ . STAINING WOOD. 

Staining wood is an altogether different process 
than dyeing wood, and requires no preparation of 
the wood before the stain is applied. In preparing 
the stain but *little trouble is required, and generally 
speaking its, application differs but little from paint- 
ing. When carefully done and properly varnished, 
staining has a very beautiful appearance, and is 
much less likely to meet with injury than japanning. 
For any bright color the powder dyes upon the mar- 
ket, without exception, may be used for this purpose. 
All are not soluble in water, some only in alcohol. 
Another class are soluble in gasoline, kerosene, 
benzine, oil, and varnish. The solution in oil and 
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v^arnish is, however, very slow-drying, and apt to 
retnain too sticky for furniture. The water solutions 
are as good as any, If the raising of the grain is no 
objection. Where sandpapeyng from raising of the 
^rain is to be avoickid, the oil-soluble colors dissolved 
in gaspline are used. Where a full black is desirc'd, 
the old logwood and copperas stain is as good as any. 
Wash the wood over with solution of copperas two 
or three times and let it dry. Then apply two or 
three coats of a strong decoction of logwood; wipe 
the wood, when dry, with a damp sponge, and polish 
with linseed oil. • 

A Permanent Brown-Colored Stain. 

First paint the wood with a solution of cutch 
(catechu ‘or gambier) with 30 parts of water. The 
article may be dipped in the solution if Small,* and 
slats for Venetian blinds and frames of window 
screens are stained in this way. A little soda ash and 
blue vitriol may be added to the solution, and gives 
a darker and more red appearance. Tfiis is allowed 
to dry in the air, and the wood is then pjpnted over, 
or dipped; with solution of bichromate of potash, 1 part 
bichromate to 30 parts of water. The strength of 
the solutions can be varied, and fustic, logwood, 
sumac, archil, B’'azilwood, etc., decoctiifns added to 
suit the fancy. An extract from the saw palr^ctto 
would answer the purpose admirably in place of 
cutch, in sections where it grows. Neither cutch nor 
palmetto will fade from sunlight, especially where 
varnished. Where neither oiled nor varnished it 



192 


THE DYEING AND CLEANING 


“weathers” as fast as the board and no more so. 
Permanganate-of-potash solution in water makes a 
very permanent brown stain upon wood, which after 
careful washing, drying* and oiling, assumes a reddish 
tint upon polishing. 

Beechwood Mahogany. 

Dissolve 1 oz. aloes and 2 ozs. dragon^s-blood resin 
in 1 quart alcohol and ajiply to the wood. The wood 
must have been completely surfaced previously, as 
it will not do to apply sandpaper after the stain is 
applied. If wanted more yellow, the wood may be 
gone over with more or less diluted nitric acid, and 
after smoothing up, the above stain be applied, or 
boil 1 lb. logwood chip, or 3 ozs. extract of logwood, 
in 2' quarts of water and add 2 handfuls of walnut 
peel; boil again and strain, and add 1 pint good 
vi^iegar. 


Imitation Mahogany. 

Any species of close-grained wood may be given the 
appearance of mahogany. The surface is planed 
smooth, the wood is then rubbed with solution of 
nitrous acid. One ounce of dragon’s blood is dissolved 
in § pint of alcohol. This and J oz. of carbonate of 
sod*5 are to be mixed together and the liquid filtered,* 
and the liquid in this state is laid on with a soft brush. 
This process is to be repeated, and a short time after 
the wood assumes the appearance of mahogany. 
Polish and renew with cold-drawn linseed oil. 
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Imitation Rosewood. 

’ Boil i lb. of logwood in 3 pints of water until it 
is a very dark red, and add J oz. of carbonate of 
potassa or soda. While boMing hot, stain the wood 
with two or three coats, taking care that it is nearly 
dry after each coat; then with a stiff flat brush 
give streaks with the black stain previously given, 
which, if carefully executed, will be very nearly the 
appearance of rosewood. Or the black streaks* may 
be put in with a solution of copperas and verdigris 
fh a decoction of logwood. A handy brush for the 
purpose may be made out of a flat varnish brush; 
cut the sharp points off and make the edge irregular 
by cutting out a few hairs, and you will have a tool 
that will very closely imitate the grain. Or stain 
with the black stain, and when dry go ovc5 it with 
a brush made as above dipped in the followiiirg liquor: 
Strong nitric acid 1 pint, 1 oz. grain tin, and sal- 
ammoniac the size of a walnut. Set it aside for a 
day or two with the cork out and shalic it from time 
to time. In the course of two or three days it will 
be fit for use. Don’t get this liquid an hands or 
clothing.’ It stains the hands a yellow that must wear 
off and stains the clothes in such manner it cannot 
be removed. ^ 

To Imitate Old Mahogany. 

It frequently happens that mahogany darkens by 
age. Therefore in adding a patch of new wood, it 
shows up much too light-colored. To obviate this 
13 
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difficulty apply any alkaline licjuid, soap lye, lime- 
water, or milk of lime, soda carbonate, ammonia. 
Have a care that you do not get the patch too dark; 
therefore use weak alkali and W 9 rk up to it by re- 
peating the process with gradually stronger solutions. 

Gane-Staining. ' 

Dissolve a few grains of sulphate of manganese in 
sufficient water to take it uf). Moisten the surface 
of the cane with it, and hold it over the flame of a 
spirit-lamp close enough to scorch it. By care tl^e 
whole surface may \n brought to a uniform dark, 
rich brown, or beautifully variegah'd by hc'ating some 
parts more than others, thus varying from near white 
to almost black. The color appears dull at first, but 
on oiling with linseed oil (raw) and rubbin^^ with a 
smooth 'piece of hard wood it will be Ix'autifully 
developed. Give the cane no other finish, unless it 
be to give it another oiling some days after the first. 

< Dark Mahogany Color. 

Boil J lb. madder and 2 ozs. of logwood in 1 gallon 
of water; then brush the wood well over -with the 
hot liquid. When dry, go over the whole with a solu- 
tion of 2 drachms pearlash in 1 quart of water. 

I 

^ Light Mahogany. 

Brush over the surface of the wood with diluted 
nitrous acid, and when dry apply the following with 
a soft brush: Dragon's blOod 4 ozs., commoii soda 
1 oz., alcohol 3 pints. Let it stand in a warm place. 
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Shake it frequently, and then strain. Repeat until 
dark enough to suit. 

Mahogany Color. 

• • 

Pure Socotrine aloes 1 oz., dragon^s blood J oz., al- 
cohol J. pint; dissolve and apply two or three coats 
to the surface of the wood, and finish off with wax 
and oil tinged with alkanet. Or, wash over the wood 
with strong nitric acid, and when dry apply a coat of 
the above and polish with the wax and oil, or log- 
wood 2 ozs., madder 8 ozs., fustic 1 oz., water 1 gallon. 
Boil 2 hours, and apply it several times to the wood 
boiling hot. When dry slightly brush it over with 
solution of pearlash 1 oz., water 1 qt. Dry and polish 
as before. Or, logwood 1 part, water 8 parts; make 
a decoction and apply it to the wood; when dry, 
give two or thfee coats of the following varnish: 
dragon’s blood 1 part, alcohol 20 parts; mix. 

Black Walnut. 

Besides the cutch brown given before* you may use 
the following: 1 quart of water, IJ ozs. wg-shing-soda, 
ozs. Vandyke brown, \ oz. bichromate of potash. 
Boil 10 minutes and apply either hot or cold. An 
excellent stain. 

• 

To Stain Brown Beech, Boxwood, Shad, Orjnge- 
wood or Holly. 

Hold the wood to the fire until it feels warm to the 
hand; then take nitric acid and with a feather pass 
over the work until it changes to brown, keeping it 
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continuously before the fire and warm. After thor- 
oughly dry, it may be shaded by a brush, or the 
feather dipped in solution of potash or soda. 

6reen. 

Green is not a natural or pleasing stain for wood 
except in special cases. If wanted, besides the very 
numerous green powder dyes on the market, you may 
use 3 pints strongest vinegar (or some acetic acid), 
4 ozk best verdigris, })ounded fine, J oz. sap green, 
and J oz. indigo carmine?. , 

t 

IVORY. 

To Color or Dye Ivory or Bone. 

With regard to the coloring of ivory, it may be said 
that in general the colors penetrate better before the 
surface is polished than afterward. Should any spots 
appear, they may lx? cleaned uj) by rubbing them 
witfi chalk, after which the ivory should be dyed 
once more, to produce uniformity of shade. On 
taking it out of the boiling-hot dye, it should be 
plunged at 6nce into cold water to prevent the chance 
of fissures being caused by the heat. Ivory may be 
dyed by any of the methods employed for woollens, 
after being Jreed from dirt and grease, but more 
quickly as follows: 

To Dye Ivory Black. 

v After being well washed in an alkaline lye, the ivory 
b steeped in a weak neutral solution of nitrate of 
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silver and then exposed to the light, or dried and 
dipped into a weak solution of ammonium sulphide. 

To Dye Ivory a Deep Black. 

Boil the cleaned ivory in a strained decoction of ■ 
logwood for some time and then steep it in a solu- 
tion of acetate or sulphate of iron. 

To Dye Ivory Red. 

Make an infusion of cochineal in dilute ammonia 
and immerse the clean pieces therein, having pre- 
viously steeped them in watcr*just sour to the taste 
with nitric acid. 


To Dye Ivory Red. 

Four parts of picric acid, by weight, dissolved in 
250 parts of water -boiling hot; add after epoling 8 
parts ammonia. Dissolve 2 parts magenta in 45 parts 
alcohol, dilute with 375 parts of water (hot), and^dd 
50 parts of ammonia. As soon as thj red color of 
the solution has disappeared mix the two solutions. 
Ivory and bone should be first steeped in very weak 
nitric or muriatic acid before being immersed in the 
ammoniacal solution of picric acid and magenta. 
By varying the proportions of picric acid and magenta 
any shade from bluish-red to bright ofange may be 
obtained; the colors do not appear until the ammonia 
has evaporated. When to the ammoniacal solution 
some gelatine solution is added, it may be used as a 
red ink that will not corrode steel pens. 
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To Dye Ivory Blue. 

Steep the cleaned ivory in the dyer’s green indigo 
vat, or first steep in very weak muriatic acid for 15 
or 20 minutes, and frftm this to a bath of indigo 
carmine, and keep it there until it assumes a uniform 
blue tint. Then dry and polish. Any acid bltie, sul- 
phate of indigo, or weak decoction of logwood will 
color ivory blue. For logwood the acid bath is not 
necessary nor admissible. For violet steep the clean 
ivory in a very dilute solution of tin crystals and boil 
in the logwood bath. ^ 

Aniline Dyes for Ivory. 

Any of these colors give a fine and permanent color 
to ivory by immersion in their more or lees strong 
solutions, according to the depth Of color wanted. 
Make a Very strong solution in a small vessel and add 
frorp it to the dye vessel until dark enough. The 
ivory may be shaded with red, yellow, or blue to meet 
all requiremefits. 

t 

To Render Ivory Flexible. 

lyory is rendered flexible if immersed in a solution 
of phosphoric acid, specific gravity 1.13, until it 
loses, or partially loses, its opacity, when it is washed 
in cl(^n cold water and dried. In this state it is as 
flexible as leather, but gradually hardens by exposure 
to the air. Immersion in hot water restores its elas- 
ticity and softness and pliancy. Or put the ivory 
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to soak in 3 ozs. nitric acid diluted with 15 ozs. water. 
In three or four d^tys the ivory will be soft. 

To Harden Ivory. 

If, after ivory l{su 3 been s?bftened, it is desired to 
harden it again', wrap it in a sheet of white paper 
and dbver with dry decrepitated salt and lay it by 
for 24 hours, when it will resume its original hardness. 

To Dye Ivory when Softened. 

Dissolve in alcohol such color as is desired to use. 
When the alcohol is sufficient!]^ impregnated with the 
color, plunge in the ivory and let it remain until dyed 
to suit. 

To Bleach Ivory. 

Twenfy-two and a half ozs. of ivory. P4ce them 
in a solution of ILJ ozs. carbonate of soda .crystals, 
45? ozs. water. Leave in this bath two days and wash 
well in pure water. Next immerse in a solution of 
17 ozs. sulphate of soda in 45^ ozs. of^water for five 
or six days, and add to the liquid, yet containing the 
ivory, 1 oz. muriatic acid and 5| ozs. water. Cover 
and allow to remain 24 to 36 hours, and wash well in 
cold water and dry. 

To Restore Yellowed Ivory to it» Original 
Whiteness. . 

A thin lime paste is prepared in a pot and heated 
over a stove. The ivory is placed in this and left 
until white, when it is taken out, dried, and polished. 
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To Bleach Ivory. 

Rub it with finely powdered pumice stone and water 
and expose to the sun while still moist, under a bell 
glass, or some glass coyering, ta prevent too rapid 
desiccation and cracking. Observe to repeat the 
process until a proper effect is produced. « Ivory 
may also be bleached by immersion for a short time 
in water containing siili)hurous acid, chloride of lime, 
or chlorine in solution, or by exposing to the fumes 
of burning sulphur, larg(‘ly diluted with air. In many 
cases, as with piano keys, that can’t be removed, 
the rubbing with puiAice stone and water, and the 
polishing process will be found at least partly suc- 
cessful 


To Polish Ivory. ^ 

Puijty*powdcr and water and a piece of old felt hat 
will in a* short time produce a fine gloss on ivory if 
rubbed vigorously upon it; or set the ivory in a turn- 
er’s wheel and after having worked it to shape, rub 
with a paste o^ pumice stone and water until perfectly 
smooth; then heat it by holding a piece of linen 
against it, or a sheepskin, by friction, and rub it with 
whiting and olive oil. Next with dry whiting alone, 
and finally with a edean soft rag, and the ivory will 
appear remarkably white and glossy. 

Fluid for Marking Ivory. 

Take nitrate of silver, 2 parts; nitric acid, 1 part; 
water, 7 parts; mix. 
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Etching-Vamish for Ivory. 

White wax, 2 parts; tears of mastic, 2 parts; mix 
by heat. 


To Etch Ivory. 

* 

Cover the ivory to be etched with a clean coating 
of etching-varnish or beeswax, then trace the figures 
upon it through the' wax. Pour ovct it a strong solu- 
tion of nitrate of silv(‘r. L('t it remain a short time, 
tiien remove it and the wax by hot water. The 
design will be left in black lines upon the ivory or 
appe^ar on exposure to the sun. 

To Gild Ivory. 

Immerse it in* a solution of gold in nit/o-niHriatic 
acid, and while yet damp expose to hydrogen gas. 
Or immerse in a solution of ferrous sulphate and after- 
ward in a solution of chloride of gold. 

To Silver Ivory. 

Immerse the ivory in a strong solution of nitrate 
of silver and let it remain in the dark until the nitrate 
of silver has given it a deep yellow cc^lor. Remove 
to a fresh bath of clear water and expose under 
water to the direct rays of the sun. In about 3 hours 
the ivory becomes a deep black, but on being rubbed 
soon becomes a brilliant silver. 
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To Clean Ivory Ornaments. 

When ivory ornaments get yellow or dingy-looking, 
wash them well in soap and water and a brush to 
clean out the carvings, and place them while wet 
in clear sunshine; wet them several times a (Jay for 
two or three days with soapy water, still keeping them 
in the sun. . Then wash them again and they will be 
beautifully white. 

Artificial Ivory. ^ 

Tablets for photographers’ use are made of gelatine 
or albumen mixed with finely-powdered sulphate of 
baryta, or heavy spar, compressed into sheets and 
dried. The most successful imitation of ivory seems 
to be made by dissolving India rubber (cacfutchouc) 
in chforoform, passing chlorine through the solution 
until it is of a pale yellow tint, next washing well 
with alcohol and adding, in fine powder, either 
sulphate of baryta, sulphate of lead, alumina, cr chalk, 
in quantity proportioned to the desired density or 
tint, kneadipg well, and finally subjecting to heavy 
pressure. A very tough product is obtained’, capable 
of receiving a high polish. 



APPENDIX 



LIST OF DYESTUFFS, MAKERS, AND 
METHODS 


From Mktz& Co/s Yearbook? 1907, bj permission. 


Aiuuieviations Used to Indicate Dyestuff Manufao 
TU llERS AND ThEIR AgENTS. 

A. Beflin Anilin Works, 213-215 Water St., New York, 
N. Y.; 122 WalniTt St., Philadelphia, Pa.; 124 Pe^l St., 
Boston, Mass.; 220 'E. Kinzie St., Chicago, IH.; 9 E. 
Pearl St., Cincinnati, 0.; 23 S. Tyron St., Charlotte, 
N. C. American agents for the Actiengesellschaft» fiir 
Anilinfabrikation in Berlin. 

At. F. E. Atteaux & Co., 176 Purchase St., Boston. 
Mass.; 176 Fulton St., New York, N. Y.; 17 E. Kinzie 
St., Chicago, 111.; West Fulton St., Glover^ville, N. Y.; 
53 E. Colbourn St., Toronto, Ontario; 15 Lamoine St., 
Montreal, Canada. 

B. Badische Co., 128 Duane St., New York, N. Y.; 
86 Federal St., Boston, Mass.; 80 Sou^h Water St., 
Providence, R. I.; 238 Arch St., Philadelphia, Pa.; 228 
Randolph St., Chicago, 111.; 6 Lamoine St., Mofttreal, 
Canada. Former designations K.P., P.K., Con. Agents 
for B. 

Bs. C. Bischoff & Co., 451-453 Washington St., New 
York, N. Y.; 229 N. Front St., Philadelphia, Pa.; 124- 
203 
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126 Purchase St., Boston, Mass.; 10 Weybosset St., 
Providence, R. I.; 196 Michigan St., Chicago, 111.; 416 
St. Paul St., Montreal, Canada. 

Bi/. Farbenfabriken, vormals Fried. Bayer und Co., 
Elberfeld, Barmen, Scheploh, Leverkusen, Germany; 
Flers, France; Moscow, Russia. American agents, 
Farbenfabriken of Elberfeld Co., 117 Hudson St-, New 
York, N. Y.; 32 India St., Boston, Mass.; 27 Pine St., 
Providence, R. I.; 9-11 N. Water St., Philadelphia, Pa.; 
133 E. Kinzie St., Chicago, Ilk; 509-513 Trust Building, 
Charlotte, N. C.; 14 Front St., East, Toronto, Canada. 

K. Kalle & Co., Inc., Biebrich-am-Rhein, Germany; 
530 Canal St., New York, N. Y.; 145 Pearl St., Boston, 
Mass.; 37 Letitia St., /diiladelphia. Pa. 

Kip. A. Klipstein & Co., 122 Pearl St., New York, 
N. Y.; 50-52 N. Front St., Philadelphia, Pa.; 283-285 
Congress St., Boston, Mass.; 136 Kinzie St., Chicago, 111.; 
13 Mathewson St., Providence, R. 1.; 24 Catherine St., 
North, Hamilton, Canada; 17 Lamoine St., .Montreal, 
Canada.*’ . 

Math": Cassella Color Co., 182-184 Front St., New 
York, N. Y.; 126-128 Front St., Philadelphia, Pa.; 
68 Essex St., Bo.ston, Mass.; 64 Exchange Place, Provi- 
dence, R. I.; 47 N. Pryor St., Atlanta, Ga.; 86-88 
Youville Square, Montreal, Canada. 

Mz. H. A. Metz & Co., 122 Hudson St., New York, 
N. Y.; 140^142 Oliver St., Boston, Mass.; 104 Chestnut 
St., Philadelphia, Pa.; 23 South Main St., Providence, 
R. I.; 4 N. Clark St., Chicago 111.; 210 Tyron St., Char- 
lotte, N. C.; Empire Building, Atlanta, Ga.; Dock & 
Brown Sts., , Newark, N. J.; 1025 Bryant St., San 
Francisco, Cal.; 55 St. Francois Xavier St., Montreal, 
Canada; 28-30 Wellington St., West, Toronto, Canada. 
Hamburg, Germany. 

This list of dyeware-makers and their agents is far 
from a complete one, but is deemed quite sufficient for 
the requirements of the users of this book. 
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Dyeing Methods. 

For economy of space, in order that the information 
may be more readily found, the dyeing methods are given 
by certain suggestive letters, in accordance with the 
following: 

W A indicates wool is dyed in acetic-acid bath. 

W N means that wool is dyed in a neutral bath. 

W G indicates that wool is dyed in a bath containing 
Glauber salt. 

W G S means that wool is dyed with Glauber salt, and 
sulphuric acid in the bath. 

WG S Ch indicates that wool is first dyed with Glauber 
salt and sulphuric acid in the iTj^ith, and the color then 
developed with chrome (bichromate of potash or soda). 
W.ACh means that wool is first dyed with acetic acid 
in the bath and chrome added to develop the color. 

W Ch indicates that chromed (mordanted) wool is dyed 
in the bath. 

S A means that silk is dyed in the bath acidified with 
acetic acid. * . • * 

S S means that silk is dyed in a bath acidified \^ith sul- 
phuric acid (oil of vitriol). 

C T indicates that the dyestuff is used on cotton mor- 
danted with tannin. 

C D means that cotton is dyed direct in the bath. 

C Uv indicates that the color is developed on cotton by 
subsequent treatment after direct dyeing? 

CAL indicates that cotton is dyed with alam and 
Glauber salt. 

C W D indicates cotton and wool mixed goods (unions) 
dyed in one bath. 

SULPHUR denotes one of the class of* sulphur dyes 
requiring special treatment. ^ 

These extremely brief directions are used for the 
further reason that the dye-manufacturers themselves 
prefer that specific directions be obtained from their 
offices. Paste dyes are entirely omitted from the follow- 
ing list. 
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Dyestuffs, Makers, and ^Methods. 


Acetopurpurine, 8 B 

.A 

CD 

Acetylene Blue, 6 B, 3 B, Bx, 3 R I\lp. . . 

CD 

Acetylene Pure Blue 

.Kip... 

CD 

Acid Alizarine Black 3 B, 3 Bex. 

.Mz.... 

. . . . W G S Ch 

Acid Alizarine Black R, A C, R H. Mz — 

.... WtGSCh 

Acid Alizarine Black S N, S E T 


(powder) 

.Mz.... 

.... WGSCh 

Acid Alizarine Black T 

.Mz.... 

.... WGSCh 

Acid. Alizarine Blue B B 

.Mz.... 

.. . WGSCh 

A(dd Alizarine Blue G R, S V. . . 

Mz.... 

.... WGSCh 

Acid Alizarine Blue Black B, 3 B Mz — 

.... WGSCJi 

Acid Alizarine Brown B, B B, R H, 


RP . .. 

.Mz.... 

.... WGSCh 

Acid Alizarine Dark Blue S N . . . 

.Mz... 

.... WGSCh 

Acid Alizarine Garnet R 

Mz.... 

.... WGSCh 

Acid Alizarine Gray G 

Mz... 

.... WGSCh 

Acid Alizarine Green B. . . . 

.Mz.... 

... WGSCh 

Acid Alizarine Green G 

Mz.... 

.... WGSCh 

Acid Ali'zarine Grenade R. . . . 

Mz. •.. 

.... WGSCh 

Acid Alizarine Red B, G . . 

Mz.... 

.... WGSCh 

Acid Alizarine Violet N . . 

Mz.... 

.. . WGSCh 

Acid Alizarine Y ellow 0, R C . . . 

Mz.... 

.... WGSCh 

Acid Anthracine Brown T, G, R H 


Extra ♦ 

Bv. . 

.. . WGSCh 

Acid Anthracine Red G, B B . . . . 

By,,, 

.... WGSCh 

Acid Black t. 

Mz... 

WGS 

Acid Black BE 

Kip.. 

.... • WGS 

Acid Black 5 B, 8 B, F L 

Bv,.. 

WGS 

Acid Black C, 3 B L, T 

.Kip.. 

WGS 

Acid Blue FS, 466, GS 

Mz. . . 

WGS 

AcidBlueBlaGkSB 

By... 

WGS 

Acid Brown D 

.Math. 

WGS 

AcidferownG 

.A.... 

WGS 

Acid Brown R 

.A.... 

WGS 

Acid Cerise 

.Mz... 

. WGSandSS 

Acid Cerise 0, ii 

.Mz . . . 

..WGSandSS 

Acid Chrome Black B G, W S, T C By — 

.... WGSCh 
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Acid Chrome Brown T 

...By 

... WGSCh 

Acid Crimson 

. ...Bs 


WGS 

Acid Cyanine B, B D, B F, G, C D, 



GF 

....A 


WG S 

Acid Cyanine B R 

. . ■ By 


WGS 

Acid Eosine G T 

. .Mz 


WGS 

Acid Fuchsinc 

. .. Mz,Bs,Klp 

WGS 

Acid Fuchsine S B 

...B 


WGS 

Acid Green 

*. By,Klp.WGSandSS 

Acid Green 3 B, G B 

...By 


WGS 

Acid Green Cone 

. ...Mz 


WGS 

Acid Green Cone. D 

. . .Mz 


WGS 

Acid Green Cone. G; M, ii. . , . 

. ...Mz 


WGS 

Acid Green EC 

....Mz.... 

.WG 

SandSS 

A^idGreen 5G 

. . . .Math. . , 


WGS 

Acid Green M 

. . . .#ilz . . . . 

.WG 

S and S S 

Acid Green M, 5-fold cone — 

. . . . Mz 


WGS 

Acid Green 0 

. .. Mz 


WGS 

Acid Green 780 

. . . .Math. . 


WGS 

Acid Indigo Blue 

. ...Mz 


WGS 

Acid Magenta 

. ...Mz, B, SS.. 


• 


WO 

stands S 

Acid Magenta B : 

.. .Mz... 

.WG 

S,and S S 

Acid Magenta Crystals 

. ...Mz... 

.WG 

SandSS 

Acid Magenta 0 

....Mz... 

.WG 

S and S S 

Acid Marine Blue A 

. . . .Math. . 


WGS 

Acid Maroon 0 

. . . .Mz . . . 

.JVGSandSS 

Acid Methyl Violet S 7 B 

....B 


WGS 

Acid Phosphine G 0, B R 0. . 

. ...Mz.... 


Leather 

Acid Ponceau 

....Kip... 


WGS 

Acid Rhodamine R, 3 R 

....Kip... 


WGS 

Acid Rosamine A pat 

. ...Mz... 

.WGSandSS 

AcidRubineSB 

...B 


WGS 

Acid Rubine BBR 

....Kip... 

.• . 

WGS 

Acid Ruby 

....Kip... 


WGS 

Acid Sky Blue 

. . . . At. . . . 


WGS 

Acid Violet 3 B extra B W . . . 

....By.... 


WGS 

Acid Violet BN,2BN 

...B 


WGS 

Acid Violet 4 B extra 

...By, A. 


WGS 

AcidViolet4BN 

...B, Kip 


WGS 
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Acid Violet 4BS Math . . . W G S and S S 


Acid Violet 4 B X 

By 

W G ^ 

Acid Violet 5BF, 5BFI 

Mz 

WGi 

Acid Violet 5 B S 

At... . 

W G i 

AcidVioletSBX 

.Math. . 


Acid Violet 6 B ' . 

A, By 

W G ^ 

Acid Violet G B F 

Mz ... 

W G 

Acid Violet G B 1 N 

Mz . . . 

... . W G ^ 

Acid Violet G B N 

Kip, B 

W G S and S t 

Acid Violet G B S 

.Mz ... 

WG^ 

Acid Violet 7 B 

.Mz, Kip, B 

WGSandS^ 

Acid Violet 7BN 

.Mz .... 

W G ^ 

Acid Violet N 

.Mz 

W G t 

Acid Violet R cone 

Mz .... 

W G ^ 

Acid Violet R extra . . 

By .... 

WG^ 

Acid Violet 2 R extra, 3 R extra 

By .... 

WG^ 

Acid Violet 3RA, 3RS 

Mz . . 

W G ^ 

Acid Violet 4 R 

.Kip, B. 

WG^ 

Acid Violet 4 R N 

.Mz .... 

WGJ 

Acid Violet 4RS 

.Mz 

.. WG^ 

Acid«Viblet S7B, S4R 

B .... 

WG^ 

Acid Violet ii 

Mz 

WGJ 

Acid Yellow 

.Mz, A, Kip, 


Math 

W G { 

Acid Yellow Crystals 

.Mz, Math.. WG‘ 

Acid Yellow / T 

.Math. . 

WG5 

Acid Yellow D 

.A 

WGJ 

Acme Brown 

.Math. . 

Cl 

Acme Yellow 

Mz 

WGSand SJ 

Acridine Orange 

Mz 

. .SAandCI 

Acridine Orange N 0, R extra. . . 

Mz 

Cl 

Acridine Red B, 2 B, 3 B 

Mz 

. . Cl 

Acridine Scarlet R, 2 R, 3 R 

.Mz .... 

Cl 

Acridine Yellow 

.Mz 

...SAandCI 

Argo*! Blue C F, 3 G 

■By 

Va 

Argol Green B 

•By 

Va 

Argol Red B 

By 

Va 

Alizarine Anthrol Blue NR. ... 

Mz 

WCl 

Alizarine Astrol B 

• By 

. WGS,WC] 
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Alizarine Black Bayer F B, N G, 


G A 

• By 

.. WGSCh 

Alizarine Black 4B,4BN 

. Math 

WA 

Alizarine Black 4 B R 

.Math 

WA 

Alizarine Black 6 B 

• Math 

WA 

Alizarine Black 6 B, (? T •. 

.Mz 

.. WGSCh 

Alizarine Black D 

.Math. . 

WA 

Alizarine Black P . 

.Mz 

WCh 

Alizarine Black R 

.Bs, Math 

WCh 

Alizarine Black S 

.Mz,Math,B, W Ch 

Alizarine Black SRA 

.B 

WCh 

Alizarine Black T 

.Math 

WCh 

Alizarine Black T B R 

.A 

.. WG'SCh 

Alizarine Black W B extra, S W . 

.B 

WCh 

Alizarine Black W X extra 

.B 

.. WACh 

Alizarine Blue A ' 

•Mz 

WCh 

Alizaiine Blue Black, 3 B, B. . . . 

•By 

WCh 

Alizarine Blue Black W B extra . 

B 

WCh 

Alizarine Blue A S R 

.B 

WCh 

Alizarine Blue B R 3 G 

By 

WCh 

AlizarinefBlueCS 

Math 

WCh 

Alizarine Blue D B, D B X, D E, 

• ^ 

DET,DG * 

Mz 

.. . CD 

Alizarine Blue D N, D N W, 


D N X 

.Mz 

WCh 

Alizarine Blue I) R, D 2 R, D 4 R.Mz 

CD 

Alizarine Blue E, A, G 

.Mz t 

WCh 

Alizarine Blue G S 

.At 

WCh 

Alizarine Blue G W, J R 

By 

... WCh 

Alizarine’Blue N G G (powder) . 

B 

WCh 

Alizarine Blue N S (powder) .... 

By 

WCh 

Alizarine Blue 0 D R 

.At 

WCh 

Alizarine Blue R, R R 

Mz 

WCh 

Alizarine Blue S A P, S K Y, S A E By •. 




WGS,WCh 

Alizarine Blue S (powder) ... . 

B 

"WCh 

Alizarine Blue S B W (powder) . . 

.Mz 

WCh 

Alizarine Blue Black B, 3 B 

By 

WCh 

Alizarine Bordeaux P 

.Mz 

WCh 

Alizarine Bordeaux G, G G 

■By 

WCh 


14 
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Alizarine Brown 

.Mz,By,B. WC 

Alizarine Brown AS 

.Kip.... 

WC 

Alizarine Brown D B, D B D, D D Mz 

c; 

Alizarine Brown D G, D 2 G, D 3 


GO,D3GI 

.Mz 

c; 

Alizarine Brown D M, D D X . 

.Mz 

c; 

Alizarine Brown G 

.Mz 

WC 

Alizarine Brown G N, A W, A T . 

• By 

.. , WC 

Alizarine Brown 0, D R 

.At 

WC 

Alizarine Brown (powder) 

.Mz, By. 

WC 

Alizarine Brown 0, F, N, R 

.Mz 

WC 

Alizarine Brown R B 

By 

WC 

Alizarine Brown SO 

B 

WC 

Alizarine Brown Y 

■By 

WC 

Alizarine (Carmine Blue B, G 

By 

WC 

Alizarine Claret B D, D’G 

.Mz 

C] 

Alizarine Coelestol R 

•By 

WGS,WC 

Alizarine Cyanine Green 3 G 

By 

.. WGSC 

Alizarine Cyanine R, 2 R, 3 R, 


R A extra 

• By 

WC 

Alizarine Dark Blue 

.B 

< WC 

Alizarirfe Dark Blue D, D R, 


D 3R 

.Mz 

C] 

Alizarine Dark Blue S 

.Mz 

WC 

Alizarine D G, G I 

.B 

WC 

Alizarine Emeraldole G 

• By 

WG 

Alizarine Fast« Black S P (powder) By. . . . 

WC 

Alizarine Fuchsine B D 

.By...WCh andWG 

Alizarine Grteen B 

.A 

w. 

Alizarine Green C, S S 

■ By 

WC 

Alizarine Green C E (powder), C G, 


CK 

•By 

.WGS,WC 

Alizarine Green D W 

B 

WC 

Alizarine Grefti F 

.A 

... WAC 

Alizarine Green S E 

.Mz,B.. 

WC 

AlizaVine Green S Pat 

.Math. . . 

WC 

Alizarine Grenat R 

.Mz 

WC 

Alizarine Indigo DO 

.Mz 

C] 

Alizarine Irisol R .... 

By 

.WGS, WC 

Alizarine Lanacyl Blue B B, 3 B . 

.Math... 

WC 
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Alizarine Lanacyl Navy Blue B 


.Pat 

Math 

W A 

Alizarine Lanacyl Blue R . ... 

.Math 

WA 

Alizarine Lanacyl Violet B Pat . . 

Math 

W A 

Alizarine Olive 0 D. . .. 

.At 

WCh 

Alizarine Oranfi:e D F, D G, D I? 

Mz 

CD 

Alizarine Orange G 

Mz, By . . 

WCh 

Alizarine Orange NO • 

Mz 

WCh 

Alizarine Orange (powder) and 



Orange P. . . . 

.Mz 

WCh 

Alizarine Red D4B 

Mz 

CD 

Alizarine Red G G 

B 

WCh 

Alizarine Red P S 

By 

WCh 

Alizarine Red RG,RX 

Mz 

WCh 

Alizarine Red S ... . • i 

.Mz,B. . . 

WCh 

Alizarine Red S D G 

Mz 

WCh 

Alizarine Red W B 

.By,B 

WCh 

Alizarine Red WS.X 

.Mz 

WCh 

Alizarine Red No. 1 Powder, 2 A, 


2 A B L, 2 B W, 1 W, 1 W S, 2 


A W, 5 W, 2 W S, 3 G W, 3 W, 


3WS,4FW,4W.S,5WS... 

Mz .• 

• ‘WCh 

Alizarine Rubinol R 

.Mz 

• WCh 

Alizarine Saphirol S E and B . . 

By 

WGS 

Alizarine Scarlet D G, D 2 R . . . . 

.Mz 

.CD 

Alizarine Sky Blue B 

•By 

WGS 

Alizarine Violet extra 

.At.....*... 

W Ch 

Alizarine Yellow D G, D R, D 3 G, 


DOO 

Mz p. 

CD 

Alizarine Yellow DR 

Bs 

WCh 

Alizarine Yellow FS 

.Kip 

WCh 

Alizarine Yellow G G, G G W, N . 

Mz 

WCh 

Alizarine Yellow G G 

.A 

WACh 

Alizarine Yellow L W 

B •.. . 

WCh 

Alizarine Yellow R, R W (pow 

- 


ders) 

.Mz • 

'WCh 


1 

I Dyed with 

Alkali Blue 

.A, B, Bs, 

1 sal-soda 
^and devel- 


Kip, Math 

1 oped by 


J 

1 acid. 
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Alkali Blue B, 2 B, 3 B, 4 B, 5 B, 1 

() B, 7 B, B B R, R cone, extra. Mz ' 

Alkali Blue B, 2 B, 3 B, 4 B, 5 B, 

6 B, () B 90 per cent, 0 B 100 per 

cent, R, 2R, 3R Mpth 

Alkali Blue!) [ A 

Alkali Brown. . Bs 

Alkali Green B, G, 3 B , ... By 

Alkali Fast Red B, G M z 



Alkali Red 

Alkali Red B R 

Alkali Violet C A 

Alkali Violet R 

Alkali Yellow R 


Dyed with 
sal-soda jn 
bath 
and devel- 
oped with 
an acid. 


CD 
.WGS 
WGS 

Bs 1 Dye with 

sal-soda in 

I the bath 

■ ■ ■ I ^*^4 devel- 

% j op with 

Bs . . . j acid. 


Alsace Brown B, B B, M R, L L, 

R .... At CD 

Amaranth Mz,Math.. SS 

Amaranth B Math W G S, S S 

Amaranth E, 0 Mz W G S, S S 

AmineBlack4B, S4B, OB, lOB A WGS 

Amido Acid Black B, 4 B, 0 B, ' 

BL;’EfLG A.,..' WGS 

Amido Black 10 B Mz WS 


Amido Naphthol Black 4 Bex, 

0B,S,R Mz WGS 

Amido Naphthol Red 2 B, 0 B, G . Mz WGS 

AnilineGreen. .• Math W G S, C T 

Aniline Orange Math CT 

Aniline Yellow NT Math CD 

Anthra Alizarine Bordeaux At ’ W A Ch 

Anthra Alizarine Carmoisine. . . At W A Ch 

Anthra Alizarine Green C G At W A Ch 

Anthra Alizarine Red B At W A Ch 

Anthra Alizarifie Y ellow G At W A Ch 

Anthracine Acid Black C Kip W Ch 

Anthracin6 Acid Black L W, S F, 

ST,SW Math WGSCh 

Anthracine Acid Brown B, G, N, 

R, S W pat . V Math . W G S, W Ch, SA 

Anthracine Blue C Math W Ch 
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Anthracine Blue S, S W X, W B, 

WG,WR,SWGGextra.... B W Ch 

Anthracine Blue Black C Math W G S Ch 

Anthracine Chrome Black F, 5 B, 

FE,PFBoxtra Math WGSCh 

Anthracine Chrome 4^lue B B^F, 

G(FR,) Math WGSCh 

Anthracine Chrome Blue 1), S W N Math W Ch 

AnthrifcineC'hro me Green . . . .Math W Ch 

Anthracine ('hrome Red A Math W Ch 

Anthracine Chrome Violet B R, Math W Ch 

Anthracine Dark Blqc B W Ch 

Anthracine Green or CorrnalineB B W Ch 

Anthracine Red By, Kip ... W G S 

Anthracine Yellow B N, C, G G, 

R.. ... .^Math WGS,WCh 

Anthracite Black B R . . Math . . W G 8 

Anthracyanine B L, 1) L, F L, 


Anthra«;allol or Anthracine Brown Math W Ch 

Anthraryine Yellow. At W Ch 

Anthraquinone Bjue 8 R. . . . B . . . W Ci S Ch 
Anthraquinone Greon G, G extra . B . . W G S, W G S Ch 

Anthraquinone Violet. . . . B WGS 

Archil Substitute N Powder — Math WGS 

Archil Substitute G Powder . . Mz WGS 

Archil Extract 1,2, 3, 4 ... Math,Mz.. WGS 

Atlas Scarlet By WGS 

Auracine G By C T 

Auramine G, 0, 1, II cone. . .. Kip, Mz, B WG, CT 

Aurantia A SS 

Aureoline Kip CD 

Auropheiiine Mz CD 

Aurophosphine G A . S A 

Azindon BlueG, R Mz CT 

Azin Green G 0, B 0, T 0 Mz W G«S, C T 

Azo Acid Black B, B L, G, G L, 

3 B L, R, T L extra cone., T L 

No. 2 extra, S S, S S cone Mz WGS 

Azo Acid Blue B, 3 B cone., 3 B 0 Mz WGS 
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Azo Acid Brown 

By 

WGS 

Azo Acid Carmine B 

.Mz 

WGS 

Azo Acid Fuchsine B, G . 

.Mz 

WGS 

Azo Acid Magenta B, G, B cone., 


G cone 

.Mz .... 

WGS 

Azo Acid Red B, B A, 5 B« 

M2 

WGS 

Azo Acid Ruby 2 B 

Bs 

WGS 

Azo Acid Violet A L, 2 A B 

By 

WGS 

Azo Acid Violet R extra, 4 R . . 

By 

'WGS 

Azo Archil R 

.A 

W G S 

Azo Benzol Fast Crimson 

B 

WGS 

Azo Black 0 

Mz 

WGS,SS 

Azo Blue 

.Mz, By, A 

Cl) 

Azo Bordeaux 

By 

WGS 

Azo Brown N. . . .... 

. Bs, Math . 

WGS 

Azo Brown 0, V ♦ . . . . 

.Mz 

WGS 

Azo Carmine G 

.A 

WGS 

Azo Cardinal G .... 

.A 

WGS 

Azo Coccine or Cloth Red, Tro- 


paeolineOOOO 

A 

WGS 

Azo Coccine 2 R 

.A 

. WGS 

AzoCpcbineal 

By 

WGS 

Azo Coralline. . 

Bs 

WGS 

Azo Crimson L, S 

By 

WGS 

Azo Eosine 

■By 

WGS 

Azo Flavine 

Bs, B 

WGS,SS 

Azophone Black 

.At 

CD 

Azophone Green B, G . 

At 

CD 

Azo Fuchsine B, G, G N, S. . . . 

By 

WGS 

Azo Green. .? 

By 

WCh 

Azo Grenadine S 

By 

WGS 

Azo Merino Blue 8 B,G 

.Math 

WGS 

Azo Merino Dark Blue R 

Math 

WGS 

Azo Navy Blu^ B, 3 B 

.Math 

WGS 

Azo Orange R 

-Kip 

CD 

Azo Oiseille B B 

.Math 

WGS 

Azo OrseilleR 

.A 

WGS 

Azo Patent Black, 3 B K, 4 B K, 


3BKN 

.K 

WGS 

Azophloxine 2 G 

•By 

WGS 
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Azo Rubine A 

. .Math. 

WGS 

Azo Rubine S G 

..A 

WGS 

A2o Ruby S, 2 S 

..A 

WGS 

Azo Violet 

. .Mz, A, By 

CD 

Azo Wool Blue B, S E, 

. . Math 

WGS 

Azo Yellow * 

•. Mz,Klp.. 

ss 

Azo Yellow cone 

. Mz 

WGS 

Azo YeUow M 

. Kip 

WGS,SS 

Azo Yellow OR * 

Mz 

WGS,SS 

Basel Blue B B, S * 

..Kip 

WGS,CT 

Bengal Pink. ... 

- Kip 

WGS 

Benzoazurine G, 3 G, R, 3 R. . . 

. . Mz, A, By 

CD 

Benzo Black. .. .... 

. Mz, By . . 

‘CD 

Benzo Black Blue G, 5 G, R. . . 

. Mz, By . . 

CD 

Benzo Black Brown. . . 

By 

CD 

Benzo Blue B,BB, 3 B,BX. 

% 

CD 

Benzo Bordeaux 6 B . . . 

By 

CD 

Benzo Brown G, 5 R, R C, N 

B, 


MC. . 

• By 

CD 

Benzo Chrome Black B 

•By 

CD 

Benzo Chrome Black Blue B . . . 

By 

CD 

Benzo Chrome Brown B, B S, 5 G, 


R,3R : 

By 

. CD 

Benzo Copper Blue B, 2 B 

■By 

CD 

Benzo Cyanine B, 3 B, R 

• By 

JDD 

Benzo Dark Green B, B B, G G . 

•By 

CD 

Benzo Fast Black 3 B, G 

By *. 

CD 

Benzo Fast Blue B, Bn G, 5 R . 

•By 

CD 

Benzo Fast Gray 

•By 

CD 

Benzo Fast Orange S 

By 

CD 

Benzo Fast Pink 2 B L 

By 

CD 

Benzo Fast Red L, G L, F C, 


9BL 

•By 

CD 

Benzo Fast Scarlet 4 B S, 8 B S, • 


5BS 

•■•By 

CD 

Benzo Fast Violet R, N 

•By 

• •CD 

Benzo Fast Yellow 5 G L 

■ ■By 

CD 

Benzo Gray 

By 

CD 

Benzo Green G,C 

•By 

CD 

Benzo Indigo Blue 

•By 

CD 
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Benzo Nitrol Brown G, N, 2 R By CD 

Benzo Olive extra By CD 

Benzo Orange R A, By. . CD 

Benzopurpurine B, 4 B, 6 B, 10 B . Mz, By, A . C D 

Benzopurpurine 4 Bex cone Mz CD 

Benzopurpurine 4 B double. . . Mz CD 

Benzo Red SG, 10 B, 12 B By CD 

Benzo Rhodamine 3 B By CD 

Benzo Rhoduline Red B, 3'B By * CD 

Benzo Sky Blue ,.. . Mz, By, A. CD 

Benzo Violet R L extra By CD 

Benzyl Acid Black B B Kip W G S 

Benzyl Black B, 4 B Kip WGS 

Benzyl Blue S Kip WGS 

Benzyl Bordeaux B Kip. . .. WG'S 

Benzyl Blue S Kip WGS 

Benzyl Green G,B Kip WGS 

Benzyl Violet 4 B, 10 B, 5 B, 

5 B N Kip WGS 

Berlin Blue A A WGS 

Bismarck Brown A, Math, B, . 

. '• and, others. . CT 

Bismarck Brown B, G, T Kip CT 

Bismarck Brown E E, F F G, G G, 

YS8049 Math CT 

Bismarck Brown R, Y Rex Mz CT 

Black Black a Black Blue 0.... Mz SS,WGS 

Blue Black B. : B WGS 

Blue Black G R, 5 G Kip WGS 

BlueBS...'. Math WGS 

Blue for Silk Math WGS 

Blue Green Shade Mz . . . . W G S, S S, C T 

Blue Red Shade Mz . . . . W G S, S S, C T 

Blue T cone.. Mz WGS,SS 

Blue 2111 At CD 

Body^Blue 0 Mz . . . . W G S, S S, C T 

Bordeaux B L Math . . W G S, S S, C T 

Bordeaux B X By WGS 

BordeauxCOV A CD 

Bordeaux DH Kip WGS 
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Bordeaux Diamine B, S 

.Math 

CD 

Bordeaux extra 

By 

WGS 

Bordeaux R extra 

.Bs, By.. 

WGS 

Bordeaux S 

.A 

WGS 

Bright Blue extra *. • 

Mz 

CD 

Bright Yellow T. . . 

Mz,B ... 

CD 

Brilliant Acid Green 6 B 

By 

WGS 

l^rillian! Alizarine R, R, 5 R. . . * . 
Jh'illiant Alizarine Blue D, Q, R 

■By 

CD 

R powder . .... 

By 

WCh 

Brilliant Alizarine Blue E M ... 

Mz 

WCh 

Bi’illiant Alizarine Bordeaux R 


WCh 

Ih’illiant Alizarine Cyanine G, 3 G By 

WCh 

Brilliant Alizarine Vividine F . . . 

By ... . 

WCh 

Brilliant AzurineSG 

^z, A, By 

CD 

Brilliant Azurine B, R 

A, By... 

CD 

Brilliant Benzo Green B 

By 

CD 

Brilliant Black B 

B 

WGS 

Brilliant liordeaux S 

A 

WGS 

Brilliant Carmoisin 0 

A 

WGS 

Brilliant Cochineal 2 R, 4 R. . 

Math 

. .WG 

Ih-illiant ("ongoG, R.‘ 

Mz, A, By 

. . CD 

Ih'illiant Cotton Blue Greenish . . 

By 

CT 

Brilliant Crimson B, 0, N 

Mz 

.WGS,CT 

Brilliant Croccin Blue and Yel 

- 

• 

low 

Mz. ..WGS,SS,CA 

Brilliant Crocein A Z 

.Math 

WGS 

Brilliant Crocein B, B B 

Mz 

. WGS,SS 

Brilliant Crocein 3 B 

M z , B y 
Math — 

. WGS,SS 

Brilliant Crocein BOO 

Math 

WGS 

Brilliant Crocein MOO and M . . 

.Math 

WGS 

Brilliant Cyanine Blue R 

By *. 

WCh 

Brilliant Dianil Red R, R cone , . 

Mz 

CD 

Brilliant Direct Navy Blue 

Bs 

. . •CD 

Brilliant Firn Blue 

Kip 

CT 

Brilliant Geranine Blue 3 B, B. 

By 

CD 

Brilliant Lake Scarlet G, R, 2 R . 

Mz 

. WGS,SS 

Brilliant Orange G, 0. R 

Mz,A.... 

. WGS,SS 

Brilliant Orcelline pat 

Math 

WGS 



I 


218 THE DYEING AND CLEANING 


Brilliant Orseille C 

. .Math 

WGS 

Brilliant Ponceau 4 R 

. By 

WGS 

Brilliant Ponceau 5 R 

• B s , By , 



Math 

WGS 

Brilliant Purpurine 10 B.<i 

. .A*: 

CD 

Brilliant Purpurine R 

. Mz, A, By . 

CD 

Brilliant Red D 

..Kip . . .. 

WGS 

Brilliant Rubine 0 

..Mz 

W'GS.SS 

Brilliant Scarlet G, G G, R.. R R, 


3R,4R,6R,T 

Math 

WGS 

Brilliant Sky Blue G 

Bs 

CD 

Brilliant Sky Blue G, 5 G 

By 

CD 

Brilliant Sulphon Azurine R . . . 

■ By 

CD 

Brilliant Sulphon Red B ... 

By . . . W G A (acetior) 

Brilliant Wool Blue E extra, 

G 


extra 

By 

SS,WGS 

Brilliant Yellow 

. Mz, By, A . 

WGS,SS 

Brilliant Yellow S 

B 

WGS,SS 

Bronze Diamine G 

.Math 

CD 

Cachou Diamine 

. .Math 

CD 

Campanuline 

. A 

CD 

Carbozol Yellow 

. B 

CD 

Carbide Black B 0, R, R 0, 

E, 


ER, R extra, S,SE, SO. . . . 

..Kip 

CD 

Carbon Black B, B D, B W, 4 B, 


GAT , 

Mz 

WGS 

Carmoisin and Carmoisin cone. 

. A, By, B . . 

WGS 

Cashmere Black B, 6 B, T 

Kip 

WGS 

Cashmere Blue T G 

By 

WGS 

Cashmere Brown 

■By 

WGS 

Cashmere Green B 

By 

WGS 

Cerise 

. Mz, Klp, 



Math,B.WG,SA,CT 

Chestnut Brown 

.A 

CD 

Chiedfeo Blue B, 4 B, 6 B, R, 2 R, 


4R,RW 

..A 

CD 

China Blue 

. .Mz, A.By . 



WGS,S8,CT 

Chinoline Yellow 

. By, Mz, B . 

WGS 

Chloramine Brown C G 

..By........ 

CD 
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Chloramine Orange R By CD 

Chloramine Red 8BS By CD 

chloramine V iolet By CD 

Chloramine Yellow G G, C, F F, 

W extra , ^ -By CD 

Chlorantine Violet, Blue, Red, 

Lilac Kip CD 

Chromaiiil Black, R F, B F, 2 F, 

3BF A CD 


Chromanil Brown G G, R, 2 C>. . . A CD 

Chromate Black OB, TB4B A WGSCh 

Chrome Black B,T Mz WGSCh 

Chrome Blue By, Math. . W Ch 

Qhrome Blue B Mz W Ch 

Chrome Bordeaux By W Ch 

Chrome Brown B 0, R 0 .*Mz W Ch 

Chrome Cy anine G , T By W A Ch 

Chrome Fast Black B, F. . . . A W Ch 

Chrome Fast Black F, P, PWWR. Kip. . . . W G S Ch 

Chrome Fast Blue B, 4 B A WGSCh 

Chrome Fast Brown A, B C, G, R. Kip W G S Ch 

Chrome Fast CyaAine B Kip • W G S Ch 

Chrome Fast G reen G Kip WGSCh 

Chrome Fast Red B,GR A WGSCh 

Chrome Fast Yellow G, 2 G,R.... A W Ch 

Chrome Orange By W Ch 

Chrome Prune By ^ . W Ch 

Chrome Yellow D, G By W Ch 

Chromogen I ... Mz • W G S Ch 

Chromotrop2B, OB, 8B,10B,2RMz .WGSCh 

Chromotrop D W, F B, S, S B, 

SN,SR,F4B Mz WGSCh 

Chromotrop Blue A, W B, W G. . . Mz W B S Ch 

Chrysamine Mz f . . CD 

CLrysamineG Mz, A, By. # 

Chrysamine GG By * CD 

ChrysamineR Mz,A,By. CD 

Chrysoidine Mz, A, By, 

B WN,SA,CT 

Chrysoidine AG, F F Math . . .WN, SA,CT 
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Chiysoidine G 

..Kip . 

.WN,SA,CT 

Chrysoidine Y, Y Y 

. .Mz, Math. 



\VN,SA,CT 

Chrysoidine Brown 

. .Math. . . 




WN,SA,CT 

Chrysphenine R 

. Mz,A,3y WCh,CD 

Chrysophinine G 

JVlz... . 

.. WCh,Cl) 

C-hrysophenine cone, and extra 

r 

cone 

Mz . . 

... WCh,Cl) 

Citronine : 

Mz, Kip 

.. WGS,SS 

t’laret Red B, 3 B, G, G R, R, 

B 


extra, 0, S 

Mz 

W G S 

Cloth Blue 0 

. Mz.... 

WGS,SS,CT 

Cloth Brown, Reddish and Yel- 


lowish 

Mz, By 

WCh 

Cloth Orange ! 

Mz, Bv. 

W Ch 

Cloth Red 

Mz. 

WCh 

Cloth Red B 

Mz, By, Bs W Ch 

Cloth Red BA. ... 

A. . . . 

WCh 

Cloth Red 3 B extra 

By. ... 

W Ch 

Cloth RedG, G extra, 3 G extra 

By . . . 

W(3i 

ClothRedGA,3GA 

A . 

W Ch 

Cloth Redo 

. Mz. .. 

W Ch 

Cloth R.pd R. 

Bs .... 

W Ch 

CocGine2 B 

.A 

WGS 


Mz 

W G S 

Cochineal Red' A 

B . . . . 

WGS 

Cochineal Scarlet S 

..By ... 

WGS 

Cochineal Substitute 

. K!p ... 

WGS 

CoelestineBlueB 

By 

C T 

Coeruleine A, B, S, B W R 

. Mz. .. 

WCh 

Coeruleine S Powder 

. Bz, B 

y t 


Klp,B 

WCh 

CoeruleineSW Powder 

. .Mz, By. 

W Ch 

Cold^lack B R 

.A 

Cl) 

Columbia' Black B, B B, F B, 

R, 


F F 

A 

CD 

Columbia Black F F extra, F F 


strong, F 2 B, 2 B X, 2 B W, 


E A extra, W A extra 

. .A 

CD 
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Columbia Black Green D 

.. .A 

CD 

Columbia Black Blue G 

....A 

CD 

Columbia Blue G R 

... A 

CD 

Columbia Bordeaux 

... A 

CD 

Columbia Brown R, M 

... A 

CD 

Columbia Chrome Black B B 

. •. A 

CD 

Columbia Fast Black V extra 

....A 

CD 

Columbia F ast Blue 2 G 

....A 

CD 

Columbia Fast Red F and I^ast 

Scarlet 4 B A 

CD 

Columbia Green 

. A 

CD 

Columbia Red 8 B, G B, 4 B, 2 B. A 

CD 

Columbia Yellow . . 

.A 

•CD 

Concentrated Cotton Blue 11, 
* 1, 2,3, 4 B 

2R, 

... Mz WGS,SS,CAL 

Congo 

...•A, By. ... 

WN,CD 

Congo BB,GR 

. A, By 

CD 

Congo Blue B X, R, 2 B; 
2B X 

3 B, 

.A 

CD 

Congo Brown G, R 

... A . .. 

CD 

Congo C(fri nth B, G 

A, By. ... 

CD 

Congo Fast Blue B, R 

....A 

• . CD 

Congo GR * 

....A, By. .. 

. CD 

Congo Orange G, R 

....A 

CD 

Congo Red 

Congo Rubine and Violet. .. 

. . . .Mz, Kip, 
By,A.... 
....A 

•CD 

CD 

Copper Black S, B, B extra. . 

. . . Mz 

WGS 

Cotton Bordeaux 

■ B , 

CD 

Cotton Brown 

. .. B 

CD 

Cotton Brown N 

....Math • 

CD 

Cotton Brown R, G 

... B 

CD 

Cotton Green C G 

. .. A 

CD 

Cotton Orange G , R 

... B t.. 

CD 

Cotton Red 4 B 

... B 

CD 

Cotton Scarlet 

... B 

• CD 

Cotton Scarlet 0 

... Mz 

CD 

Cotton Scarlet Yellowish 

Math 

SA,CT 

Cotton Yellow G, G B, R 

.. B 

CD 

Cresotine Yellow G, R 

. . . Mz, A, By . 

CD 
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Criterion Blue G 

At 

WGS 

Croceine Scarlet 3 B 

By 

..WGS,CD 

Croceine Scarlet 7 B, 8 B, 10 B . 

By . . . . 

WGS 

Crow Black 

Mz,B. 

CD 

Crystal Scarlet OR 

.Mz, Matli 

i.. WGS,SS 

Crystal Violet 5 B 0 . . . 

Kip .. 

W N,SS,CT 

Crystal Violet 0 

Mz, B . . 

W N, S A 

Crystal Violet P 

By .. . 

.. WN,SA 

Curcumine S, S extra — ' . . . . 

Mz, A, Bj 

I . ' CD 

Cutch Brown D, G 

Mz 

WG,SA,CT 

Cyanine B 

Mz ... 

W G S, S S 

Cyanol extra, B B, F F, C 

.Math. . . 

WGS 

Cyanole Fast Green G 

Math. . . 

WGS 

Cyanole Green B, C G, 6 G . . 

Math... 

WGS 

Dark Brown M, M B 

Mz. ... 

WG,SA,CT 

Dark Green t 

B .. .. 

WGS 

Deep Wool Black 2 B, 3 B 

A 

WG 

Delphine Blue B, B cone 

.Mz ... 

WCh 

Della Purpurine 5 B, 7 B, G . . . 

By ... . 

CD 

Diamine Azo Black B, B B pat . . 

Math. . . 

CD 

Diamine Azo Blue 54, 55, R, R R 

, 

pat 

Math — 

CD 

Diaminp Benzol Blue G, R . . 

Math . . . 

CD 

Diamine Black B, B H, B 0, H W, 


RO,BX,RMW 

Math — 

CD 

Diamine Black Blue B, Green N 

Math — 

CD 

Diamine Blue^.B, 2 B, 3 B, B G 

, 


BX,C4B,6G,C4K,LC.,C2 


R,LR, NC,R W,3R,SRX, 


50, 52, 53,’ 55, A B, A Z. 

Math 

CD 

Diamine Blue Black E, 72529, R, 


RL 

Math. . . . 

CD 

Diamine Bordeaux B, S 

Math — 

CD 

Diamine Brilliant Blue G, Bor 

- 


deaux R, Scarlet S 

Math 

CD 

Diamine Bronze B, C, S F 

Math 

CD 

Diamine Brown B, G G, 3 G, M, 0 


0, Q Q, V, 31, 32, .34, 35, 36, 37. Math. . . . 

CD 

Diamine Catechine B, G pat., 3 G, 


Catechu, Cutch 

.Math — 

CD 
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Diamine Cyanine B, 3 B, R, Dark 

BlueB.R Math CD 

Di^imine Dark Green, Deep Blue 

RB Math CD 

Diamine Deep Dark Blue B, R, 

Fast Black L. . . * Math CD 

Diamine Fast Blue C, F F B, 

FFG^G .... .Math CD 

Diamine Fast Brown G, Fast Red 

F, Fast Scarlet B B, 4 B, (,) B, 

GG,4BN,GBS,8BN Math .... CD 

Diamine Fast Yellow A, A R, B, 

FF,M,3G Math -CD 

Diamine Gold, Gold Yellow, Gray 
*G, Green B, G, C L, Heliotrope 

G. . Math CD 

Diamine Milling Black B, F G 

extra. Math CD 

Diamine Jet Black C R, 0 0, 4 D, 

RB,SE,S()00, JEI Math CD 

Diamine New BlueG, P, R Math CD 

Diamine Nitrazol Black B. . .Math ^ , CD 

Diamine Nitrazo, Brown B, B D, 

T,G,RI) . Math CD 

Diamine Orange D, D C, G, G C, 

R,B ' Math 'CD 

Diamine Red B, 3 B, 10 B, D, * ^ 

No. 72732 Math CD 

Diamine Rose R D, B extra, B G, 

GD,GGN Math ! CD 

Diamine Scarlet B, 3 B Math * CD 

Diamine Sky Blue F F, Steel Blue 

L ... Math CD 

Diamine Violet N, Violet Red. . . .Math...^.. CD 

Diamineral Black, Blue, Brown . .Math CD 

Dianil Brilliant Black B, G, 2 G, » * 

R,2R.. . -Mz CD 

Dianil Brilliant Yellow S Mz CD 

Dianil Brown B, B D, B H Mz CD 

Dianil Brown D Mz CD 
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Dianil Brown G, 2 G, 3 G 0, 3 G 1, 


3GA 

.... Mz 

CD 

Dianil Brown M, M H 

Mz.... 

CD 

Dianil Brown R, 3 R 

Mz .. .. 

CD 

Dianil Brown X 

. • ■ 

CD 

Dianil Chrome Brown G, R 

... Mz 

CD 

Dianil Claret B, G 

Mz 

CD 

Dianil Crimson B, G , . 

Mz 

. . , CD 

Dianil Dark Blue R, 3 R. . . 

Mz 

CD 

Dianil Dark Green B, X, Xc 

one Mz 

CD 

Dianil Deep Black B cone. 

, F F 


cone., T V cone., B R 

extra 


edne 

Mz 

CD 

Dianil Direct Yellow S. . . . 

.. Mz 

CI) 

Dianil Fast Red F . 

. . Mz 

CD 

Dianil Fast Scarlet 8 B‘S . . . 

. . . Mz . ... 

CD 

Dianil Green G, B, B N, B B N, 


GN 

. Mz 

CD 

Dianil Indigo 0. . . 

Mz . ... 

CD 

Dianil Orange F, G, 0, B M 

. . . Mz ... . 

CD 

Dianil Pink B D 

. Mz 

CD 

Dianil Red4 B, G B 

. . . Mz .' . . 

CD 

Dianil Scarlet G, 2 R 

. . Mz 

CD 

Dianil Violet H 

.. .Mz 

CD 

Dianil Yellow G, 3 G, R, 

0 0, 


MB 

. . Mz 

CD 

Diazethyl Blaek B, R 

• ■ By 

CD 

Diazine Black B R S 

K 

CD 

Diazine Brown 

.... K 

CD 

Diazine Gr^een 

K 

CD 

Diazine Black 

.... K 

CD 

Diazyl Black 

.... Bs 

CD 

Diazyl Brown G, T 

Bs 

CD 

Dimethyl Ora5‘ige 

Bs 

CD 

Diphenylamine Blue 

Mz 

CD 

Direc?Bl&ckBFG 

A 

CD 

Direct Black G B N K & G . 

Kip 

CD 

Direct Black X 

Bs 

CD 

Direct Black B K 

Kip 

CD 

Direct Black D R, X 

Bs! 

CD 
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Direct Black No. 5062 

. . At. . . . 

CD 

Direct BlueB 

..Mz,K,Klp. CD 

Direct Blue8 B N 

. K . 

CD 

Direct BlueG R 

. Mz.. 

CD 

Direct Blue R 

Mz . 

CD 

Direct Blue Black 2 B * . 

•By... 

CD 

Direct Brilliant Bfue B M . . . . 

Mz... 

CD 

Direct Brpwn B B 

. Bs .. 

CD 

Direct Brown G (1 

' By... 

CD 

Direct Brown G X . . . .» 

Bs... 

CD 

Direct Brown J 

Kip . 

CD 

Direct Brown NX 

-.Bs ... 

CD 

Dire(!t Brown T B 

Mz . 

CD 

Direct Brown T S, T S B 

. Kip.. 

CD 

Direct J^rown V X 

Bs . 

CD 

Direct Dark Green 

. .Ittz. . 

CD 

Direct Deep Black E, R, R W, 

T, 


E extra, R W extra. . . . 

By 

CD 

Direct Deep Red P 

At. . 

CD 

Direct F ast Brown B, G G 

. By... 

. . CD 

Direct Grity B 

..Kip . 

CD 

Direct Gray Reddib’h 

. Kip 

‘ • CD 

Direct Green CP..... 

..Kip.. 

CD 

Direct Green C, C B 

. Mz .. 

CD 

Direct Green P, A 

. Kip.. 

CD 

Direct Green Y. 

..Kip 

fcD 

Direct Indigo Blue A, B N . . . . 

..K?p.. 

CD 

Direct Indigo Blue R B 

. . At . . 

CD 

Direct Indigo Blue B K 

..Kip.. 

CD 

Direct Lemon Yellow 

..Kip.. 

CD 

Direct Orange 2 R 

..K ... 

....’ CD 

Direct Safranine B 

..By... 

CD 

Direct Salmon 

. . At . . 

CD 

Direct Scarlet B cone 

..K... 

. .t. . CD 

Direct Scarlet G 

..K.... 

CD 

Direct Scarlet R 

..K ... 

.... ‘ •CD 

Direct Yellow CP 

..Kip.. 

CD 

Direct Yellow B S R, B L R. . . . 

..At... 

CD 

Direct Yellow T 

..Kip.. 

CD 

Discharge Black A F 

..Mz... 

.... WGS,SS 


15 
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Double Brilliant Scarlet 3 R . . 

. By . . . 

WGS 

Double Green S F 

K 

WGS 

Double Ponceau 2 R, 3 R, 4 R 

By 

WGS 

Double Scarlet 

K . 

WGS 

Double Scarlet extra S . . . . 

A 

WGS 

Ebony Black ^ . 

Rip 

C 1) 

Elgene Base B . 

A ' . 

CD 

Emerald Green Crvst 

B, B, Bv 



WG,SA,CT 

ErminRed.. . . « . 

A 

WGS 

Empire Black B,G . ... 

A 

W A Ch 

Eosine A . . . 

B ... 

WA,SA 

Eosine 2 A, A G, A 0 G 

Mz 

WA,SA 

Eosine B, B B 

Kip . 

W A,S A 

Eosine 3 B 

Mz . 

WA,S*A 

Eosine 10 B, B F . . f 

Math. , 

WA,SA 

Eosine BN... 

Math, B 

W A,SA 

Eosine DH,DHV .. 

Kip 

WA,SA 

Eosine Extra, Extra Yellow, Yel- 


low, tixtra cone., Extra B B, 

A 


G, A3G,A5G,D 

Mz ... . 

•WA,SA 

Eosine G . . . 

Math . . . 

WA,SA 

EosineGGB,GGF,GGG 

Math . . 

W A,SA 

Eosine J. . . 

B .. 

WA,SA 

Eosine 3 J, 4 J extra . . 

Mz ... 

WA,SA 

Eosine JJF 

Math . ... 

WA,SA 

Eosine S. ... n 

B 

WA,SA 

Eosine 2110, 5705 

Math. . . . 

WA,SA 

Eosine Scarjet B 

. Mz, Math. . 

WA,SA 

Eosine Scarlet B B extra . 

Mz 

WA,SA 

Erika B, B N, B ex 

A 

CD 

Erika G, G ex 

A 

CD 

Erika3GN,2GN 

. A 

CD 

Erythrine. .. a 

B 

WGS 




Erythrine X 

B 

SA 

Ery tbrosine 

. Mz,B.. . 

W A 

Erythrosine A cone, pure 

Mz 

foods 

Erythrosine AG 

. .Mz 

WA 

Erythrosine B,BB 

A 

W A 

Erythrosine Yellow Shade 

. Mz, Math. . 

WA 
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Ethyl Blue B F 

.Mz 

CT 

Ethyl Green B 

Excelsior Lake Scarlet J N, 2 J 

WGS 

CN .... 

.Math 

WGS 

Fast Acid Black 3 B, Ji, T 

.Mz 

W A 

Fast Acid Blue 

By 

WGS 

Fast Acid Blue It, U cone 

Mz 

WGS,SS 

F ast A c¥i Eosine G , G extra , . 

Mz.. . . 

WGS 

Fast Acid Green B, B N, B S, B Z Math 

WGS 

Fast Acid Green B B extra. . .• 

.Mz... . 

WGS 

Fast Acid Magenta G, G cone. . . 

Mz. . 

WGS 

Fast Acid Phloxine 

Mz 

WGS 

Fast Acid Ponceau 

Kip . . . 

WGS 

liast Acid Red A, B . 

Mz 

WGS 

Fast Acid Scarlet 

Kip. . . . 

WGS 

Fast Acid Violet A 2 R, B, B E . . 

•Mz .... 

WGS,SS 

Fast Acid Violet 10 B By. W G S 

Fast Acid Violet R, R B E, R G E Mz 

W G S, W Ch 

Fast AzoGrenat 

Mz 

WGS 

Fast Blu? B for wool 

Mz, A, B . . 

WGS 

Fast B 1 ue 5 B G reenish . 

.Mz 

. ’WGS 

Fast Blue B, B A, 3 B, 0 B, for 

* 

wool 

A 

WGS 

Fast Blue D 

Mz 

WGS 

Fast Blue Extra Greenish 

.Mz 

WGS 

Fast Blue G extra 

IViz •. . . 

WGS 

P'ast BlueOG 

Math 

WGS 

Fast Blue 0,0 0 

.Mz, Kip . 

WGS 

Fast Blue R 

.M z , A 
Math, B. . 

WGS 

Fast Blue R, R A, for wool 

.A 

WGS 

Fast Blue 2 R, 3 R, 5 R, No. 00 

Mz 

WGS 

Fast Blue R D, R R D 

.Math. 

WGS 

Fast Bordeaux 0 

Mz 

WCh 

Fast Brown 

.Mz 

• "WGS 

Fast Brown 3 B, G 

A 

WGS 

Fast Brown N 

B 

WGS 

Fast Brown 0 N T yellowish . . . 

Mz 

WGS,SS 

Fast Brown R 

Mz,B.. . 

CD 
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Fast Brown 25 

..A 

WGS 

Fast Claret Red 0 

Mz 

.. WGS,SS 

Fast Cotton Oran^j^e 0 R extra 

Bs . . . . 

CD 

Fast Cotton Yellow 10 G 

Mz 

WG,SA,CT 

Fast Dark Blue B ... ... 

Mz 

WGS 

Fast Diamine Yellow A R R 

Bs 

CD 

Fast Direct Brown B B, G 

, Bs 

CD 

Fast Fulling Blue R R. . . 

Bs 

. . . CD 

Fast Gray B R 

Kip 

WCh 

Fast Green Crystals 0 . . . * 

Mz 

WCh 

Fast Green Extra, Extra Bluish 

By 

WGS 

Fast, Green B, CR. . 

By 

WGS 

Fast Green B 

. Math.. 

WGS 

Fast Green CR 

Bs... . 

WACR 

Fast Green M, SS 

By.. .. 

WGS 

Fast Light Green 

K 

WGS 

Fast Light Orange G 

By 

WGS 

Fast Light Yellow G, 2 G, 3 G . . 

By .... 

WGS 

Fast Mordant Blue, B R. . . 

Mz . WCh,WGSCh 

Fast Mordant Yellow G 

By 

WGS 

Fast Navy BlueM 

K 

.. ' WGS 

Fast Pink B 

At . " . . . 

WGS 

Fast Pirfk for Silk 

Kip ... 

CD 

Fast Red 

A, By, B 

WGS 

FastrRed A, B 

B 

WGS 

Fast Red B T ^ 

■ By, Kip. 

WGS 

Fast Red C,D,'E 

B 

WGS 

Fast Red E, B 

Bs 

.. WGS,SS 

Fast Red N 8 

By 

.. WGS,SS 

Fast Redo 

Mz 

WGS 

FastRedRR, R Y 

B 

.. WGS,SS 

Fast Scarlet B 

K 

WGS 

Fast Silk Gray 0 

Mz 

SS 

Fast Violet. . . ! 

.Kip 

WCh 

Fast \ 50 lef B 

Mz 

WCh 

Fast Violet Bluish, Reddish 

.By 

WGS 

Fast Wool Blue A 

A 

WGS 

Fast Wool BlueRL 

By 

WGS 

Fast Yellow 

By, Math, B. W G S 

Fast Yellow Greenish 

.Bs 

WGS 
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Fast Yellow R K WGS 

Fast Yellows Mz,Math.. WGS 


Fast Yellow TS 

. . . Mz. . . 

CD 

Fillinj^ Blue 

. ..Kip.. 

W Ch 

Firn Blue 

Kip.. 

.WGS,SS,CT 

Flavazine S, L, T, R JC 

.*. Mz. . . 

WGS 

Flavazol. . . . * 

....A.. . 

WGS 

Fluoresdne G , R, G83G 

. . . Math, 

WGS,SS 

Formyl Blue B, 

* Math 

.WGS,WGSCh 

Formyl Vuolet 4 B, G B, 8 B, ^ 

OB, 


S4B,S5B 

. . Math. 

WGS,WGSCh 

Fram Blue (j 

. . . By . . 

WGS 

Fuchsiiie 

Mz, 

By , 

Kip, Math, B. . . 

. . . WG,SS 

Fuchsiiie F C 0 0 B 

. . Math. 

WG,SS 

Fuchsine S . . . 

. fMz . . 

.WGS,SS,CT 

Full Blue 0 

. Kip. . 

... . WCh 

Fulling Black 

K 

. WCh 

Fullinjj; Blue G, R 

....Mz,Bs.... WGS 

Fullinjj; Blue J B 

.. Mz... 

CDv 

Fullin^i; Brown J B, J R 

...Mz... 

C Dv 

Fulling Red B....- 

. , .Math. 

‘.WOS 

Fulling Red B.FGG.F II, G 

. Bs... 

WGS 

Fulling Red J B 

.. Mz... 

C Dv 

Fulling Red R 

.. Bs... 

WCh 

Fulling Yellow JG, JR 

. Mz... 

WGS 

Fulling Yellow 0 

. Math 

..•.WGS, WCh 

Fulling Yellow 00 

...By... 

WCh 

Gallanil Green 

...Kip.. 

WCh 

G allanil Indigo R, PS 

...Kip.. 

WCh 

Gallanil Violet 

.. Kip.. 

WCh 

Gallocyanine B S, D H 

....Mz,By,B. WCh 

Geranium G N 

... By... 

WN,CT 

Geranine B B, G 

... Mz,By.t.. CD 

Glacier Blue 

....Kip.. 

.WGS,SS,CT 

Gloria Black B 

. . . .Math. 

• WSA 

Gold Orange 

....Bs,By.... WGS,CT 

Gold Yellow 

...By... 

WGS,SS 

Grenadine 

...Mz... 

...WG,SA,CT 

Guinea Bordeaux B 

....A.,., 

WGS 
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Guinea Carmine B 

.A 

WGS 

Guinea Fast Green 

.A 

WGS 

Guinea Fast Violet 10 B 

A 

WC!s 

Guinea Green B, G, B extra 

.A 

WGS 

Guinea Red 4 R 

.A 

WG S 

Guinea Violet 4 B. . . . ' 

A* .. . 

W G S 

Half wool Black L S 

By 

C Wl) 

Half wool Black S . 

Math . . 

,C WI) 

Half wool Blue B,BD 

Mz . .. 

C W 1) 

Half wool Blue G . . » . 

Math 

CWD 

Half wool Black S, 2 B, 3 B 

Math . . . 

c w u 

Half wool Black W 

Mz ... . 

CWD 

Hat Black FC,MC . 

Math . . 

WGS 

Heliotrope and Heliotrope B, 2 B Mz, A, By 


Hessian Bordeaux 

Mz 

Cl) 

Hessian Brilliant Purple 

Mz, A, By 

Cl) 

Hessian Brown B B, M M . 

Bs 

CD 

Hessian Purple B, D, N. 

Mz, A,By 

CD 

Hessian Violet 

Mz.A.Bv . 

CD 

Hessian Yellow 

Mz, A, By 

CD 

Hoechst New Blue. . . . 

Mz.. 

' WGS 

Imperial Black 

At .• 

WGS 

Imperial Scarlet 

By ... . 

W G S 

Imperial Violet Crystals. . 

At . . 

WGS 

Indamine Blue A, N B, N extra R 

.Mz 

CT 

Indian Yellow 

By . 

WGS,SS 

Indian Yellow G, R, FF 

Math . . . 

CD 

Indigen Blue B B, R 

.Kip 

CD 

Indigo Blue 

Math. . . . 

WG 

Indigo Blue B N K 

.Kip 

CD 

Indigo Blue R B 

Math 

WGS 

Indigo Substitute B, B S pat . 

Mz 

WGS,SS 

Indigo Synthetic 100% powder. . 

Mz 

Vat 

Indigotine L No. 150 

.Math 

WGS 

Indigotine extra L and No. 1 . . . 

.Kip 

WGS 

Indoc^aniheB, BF, 2R, 2RF . 

.A 

WA 

Induline 2 N, 2 N Greenish, S V . 

Mz 

WGS,SS 

Intense Blue 


WGS 

Janus Black 0, 1, 2, D 

Mz 

SA 

Janus Blue B, R 

.Mz 

SA 



Janus Brown B, R 

Mz 

SA 

Janus Gray B, B B 

Mz 

SA 

Janus Green B, G 

Mz 

SA 

Janus Yellow G R 

Mz . . . . 

SA 

Kermesine Orange. ^ . 

Mz... 

W G S 

Ketone Blue B 4 N, G, R * . 

Mz. .. 

. WGS,SS 

Ketone Green N N ... ... 

Kip . 

W G S 

Kimeriiji Orange G, R R . . . . 

At . . 

CD 

Kiton Blue 

Kip ... 

WGS 

Kitorj Green . 

Kip 

W G S 

Kiton Red 

Kip. . . . 

WGS 

Lake Scarlet F R, F R R, F R R R 
GG,2R . . . 

Math. . . 

WGS 

,Lake Scarlet G R I 1, C R C L 
R L, 2 R L . 

Mz 

WGS 
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Mandarine G extra, G R 

. .A 

WGS 

Mandarine Orange G extra. . . . 

. Mz 

WGS 

Marine Blue B 1, 2 R X, R 1. . . . 

..Mz WN,SA,CT 

Maroon 8 

..Mz,B 

WG S, SS 

Mekon Yellow G, R 

..Kip 

CD 

Meridian Green B . 

. .At.. .... . . 

CD 

Meridian Violet 51 

..At 

CD 

Meridian Yellow 0 0 0... ^ . . . 

. . At 

. CD 

Metanil Red 3 B, 3 B extra. . . 

By 

WGS 

Metanil Yellow 

Mz, A, Bs, 
K, Math, 


Metaphenylene IMue B, B B . 

B 

WGS 

.Math 

WGS 

Methyl Alkali Blue 

Mz, K, Kip, 



B. .. See Alkali Blue 


Methyl Blue . Math SS,CT 

Methyl Blue for Cotton Mz WGS, SS, CA 

Methyl Blue for Silk Mz SS 

Methylene Blue B Mz, B . . . W N, S A, C T 

Methylene Blue B cone., B B, and 

BBconc Mz WN,'SS,CT 

Methylfede Blue B B extra Mz.. W N, S S, C T 

Methylerfe Blue T), D B, 1 ) B B ex- 
tra, 1) B B cone., 1) B B extra 

con;*. Mz WN,SS,CT 

Methylene Blue G Math . . W N, S S, C T 

Methylene Blue*3 R, S'R, 0 R, D Mz . . . . W N, S S, C T 

3R, D5R Mz WN,SA,CT 

Methylene Blye Zinc free, pure . . Mz W N, S S, C T 

Methylene Dark Blue 3 B N, R B 

Npat Mz WN,SS,CT 

Methylene Gray B, B F, G, N D, 

NF,0,R Mz WN,SS,CT 

Methylene Greeti B Mz, By. . . . C T 

Methylene Green G, G G, 0 extra 

Yellow cone Mz WN,SS,CT 

Methylene Heliotrope 0 Mz W N, S S, C T 

Methylene Violet B N, R R A, 

SRAextra Mz WN,SS,CT 

Methyl Eosine A, Kip. . .W N, S S, C T 
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Methyl Violet 2 B, c, p. 2 B N . . . .Mz W G, S A, C T 

Methyl Violet BO Math. . . . W G, S A, C T 

Methyl Violet 3 B D, 4 B 0, 

4B,5B,(iB Math....WG,SA,CT 

Methyl Violet G B,, crystals and 

extra , " ..Klp,B ■ .WG,S A,CT 

Methyl Violet B SC Math . . . . W G, S A, C T 

Methylr Violet R, 2 R,3 R, 4 1^,5 R Mz, Math. . 

SW, WG,SA,CT 
Methyl Violet RO,RSJ * . Math....WG,SA,CT 

Methyl Violet Superior. Mz W G, S A, C T 

Methyl W ater Blue B W G , S A, C T 

Mikado Brown Mz, Bs . . . . CD 

,Mikado Gold Yellow 2 G, 4 G, 6 G, 

8G Mz,Bs.... CD 

Mikado Orange G, R, 2 R, 3 ft, 

. 4R,5R...: Mz,Bs.... CD 

Mikado Yellow 2 (i, 4 G, 6 G Mz,Bs CD 

Milling Blue 2 Rex Mz 

W G S, W G S Ch 

Milling Red F F G, F R, G, R. . . . Math W G S 

Milling Scarlet 4 H cone., 4 R O . Mz . . . W AJ W A Ch 

Milling Yellow 11, 0,0 0 Math.... ^ WGS 


Moline 

..At 

WCh 

Mordant Y ellow G , 3 R 

. B 

W Ch 

Nako Black 0,0P,DB 

...Mz 

Fur 

Nako Brown D,P, PS, 1)1) . 

Idz. ........ 

Fur 

Nako Red 0 

...Mz 

Fur 

Nako Yellow 0 

...Mz 

" Fur 

Naphthalene Acid Black S. . . 

■••By 

WGS 

Naphthalene Blue B, 5 G, D L 

.. Mz 

WGS 

Naphthalene Green cone. V . 

. . Mz 

WGS 

Naphthalene Pink or Scarlet . 

. . . See Magdalia Red. 

Napthalene Yellow 

. . .Mz, Bs,*Math. 

WGS 

NaphthazurineBlueO 

...Bs 

WGS 

Naphthogen Blue 2 R, 4 R — 

...A ’ 

^ CDv 

NaphtoRubine 

■ By 

WGS 

Naphthol Black B, B D F. . . . 

. Math 

Printing 

Naphthol Black B D, 3 B, 4 B, 

GB, 


12 B 

. . .Math 

WGS 
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Naphthol Black D Mz WGS 


Naphthol Black P, N Y, S G, 4 R. Math. . 

WGS 

Naphthol Blue 2 B 

. B 

w crs 

Naphthol BlueG R 

. . Math , 

WGS 

Naphthol Blue Bla(;k A . . . . 

Math . 

WGS 

Naphthol Green B, 0 0.. 

Math . 

WGS 

Naphthol Oi’an^e ... 

. ..A 

WGS 

Naphthol Red C . ... 

. . . .Math . 

WGS 

Naphthol Red 0 

.Mz ... 

WGS 

Naphthol Red S, G R . . . ; 

. .PK. . 

WGS 

Naphthol Yellow 

. .Kip 

WGS 

Naphthol Yellow S. 

. . Mz,By 

Kip, 


MatluB.. WGS 

Naphthol Yellow S E 

....Mz.. . 

... SS,WGS 

Naphthylamine Black 4 B K, 4 B 


N,GBN,1()B,ESN... . 

....Bv.... 

W A 

Naphthylamine Black G B I) 

Math. . 

WGS 

Naphthylamine Brown . . .. 

B 

W G S 

Naphthylamine Pink 

. Kip . . 

WGS 

Naphthylamine Yellow 

. ..K 

WGS 

Naphthyl Blue 

.. K 

... ‘WGS 




Naphthyl Blue 2 B 

B....;, 

C 1) 

Naphthyl Blue Black (M N Y), N, 


R, S B, S 2 B, S 3 B, F B B, F B.Math. . 

WGS 

Naphthylene Red 

By. 

CO 

Navy Blue, BW,H 

Kip 

WGS 

Navy Blue V. 

Mz 

WGS,SS,CT 

Navy Blue BG,R 

B 

WGS 

Nerol Black B, B B, 2 G new, 

4B, 


2BG,4BG 

... A 

WA 

Nerol Blue Black 

....A 

WA 


UlUC 

Neutral Blue R, 3 R 

....Mz 

...WN,WGS 

Neutral Violet 0 

....Mz 

.... SA,WN 

Neutral Wool Black B, G . . . 

. . . Math. . 

...WN,WGS 

NewAc^dGreenGX,3BX 

By 

WGS 

New Blue 0 

.. Mz 

.... SS,WGS 

New Croceine 0 . 

....Mz 

.... WGS,SS 

NewCroceineR 

....A 

WGS 

New Croceine 

... B 

CD 

New Direct Blue B 

... .A 

CD 
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NewFuchsine Kip .. WGS, SS, CT 

New Gray By W G S, C T 

New Green. . . By — WGS, SS, CT 

New Indigo Kip CD 

NewMagentaO. . ^ ^ .Mz. WN, WG,S A,C T 

New Metamine Blue M . Mz C T 

New Methylene*Blue B B, F, G G, 

N, N,X/N F, \{ , 8 R, 70221 . . . Math C T 

New Patent Blue B,4B,G A*. By . . WGS 

New Patent Silk Blue . By. SS 

New Red L ... K... WGS 

New Victoria Blue B . By .W G S, C T 

New Yellow • B ... WGB, CT 

Night Blue Kip, B . . WGS 

Nigrosine Gray Blue 1, 2, 8, 4 . Mz . . . WN,SS 

Nyanza Black B • A,Mz CD 

Qananthiiiine Kip W G S, S S 

Oil Black, Blue, Brown, Green, 

Orange, Red, Violet .. Mz,Math Varnish 

Old Scarlet By. WGS 

OpalBltie ....Mz, Math . 

WGS:SS,CT 

Oramine Blue R . . . B . . • CD 


Orange A, I, II, 111, IV 

Orange E N L, E N Z extra, 2 G 
Orange G, G G, G G crystals 

Orange G R X 

Orange GT,RO .. 

Orange M, M N, N. . 

Orange R 

Orange R R 

Orange 4 

Orange 4 L L . ... 

Orchil Crimson (powder). 
Orchil Substitute G pat — 
OrseilleRedA . . . 

Orseille Substitute N extra 
Orseilline B B 


Mz, Kip., 
Math . . 

WGS,SS 

Math ... 

Wgs 

Math. .•. . 

WGS 

K .... 

WGS 

By ....... 

•WGS 

Kip .■ 

WGS 

Mz, Kip, 
Math, B. . 

WGS 

Math 

WGS,SS 

.Mz, MiJth 

WGS 

Mz 

WGS,SS 

B .. 

■ •WGS 

Mz 

WGS 

.B 

WGS 

.Math 

WGS 

■By 

WGS 
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Orseilline B, R 

...A 

.. WGS,SS 

Ortho Black 3 B 

. . A 

WG.S 

Ortho Cerise B . 

. .A 

WGS 

Ortho Cyanine B, 6 G.R 

. .A 

WGS 

Oxamine Black B R, M B, M D, 


MT 

. B 

CD 

Oxamine Black B H 

. B 

C Dv 

Oxamine Blue 4 B, Jl 

B .. . . 

CD 

Oxamine Blue 3 R, R X, 4 R . 

B 

CD 

Oxamine Brown G , G R 

. B 

CD 

Oxamine Copper Blue RR — 

...B 

CD 

Oxamine Dark Brown G, R. . . 

.. B 

CD 

Oxamine Fast Bordeaux 

...B 

CD 

Oxamine Fast Red F 

.. B 

CD 

Oxamine G resell B 

.. B 

CD 

Oxamine Maroon . . . . 

.. B 

CD 

Oxamine Pure Blue A 

...B 

C D 

Oxamine Red B, M T 

B 

CD 

Oxamine Violet B B R, (i R, G R 


F,MT,RR 

. B 

CD 

Ox blood 8851 

Bs 

• CD 

Oxy Dikhiinc Black A, A M, A T, 


B, BO.BM,BZ,BZS,CBS, 


D, N, N F, N R, S 0 0 0 0, N 


S A, T,R,R R, S 0 0 0, 

W, 


FFCextra, FFG, AFF,JE, 


JEI,JB,J W 

. .Math 

CD 

Oxy Diamine Blue 3 R,G,3G,5G Math — 

CD 

Oxy Diaminejlrown R M, R 0 

. . Math — 

CD 

Oxy Diamir^e Orange G, R ... 

. . .Math 

CD 

Oxy Diamine Violet B, G, R. . . 

. . .Math — 

CD 

Oxy Diamine Yellow G G 

. , .Math — 

CD 

Oxy Diaminogen G D, E F, E N, 


EM,FF,FFG 

. . .Math 

CD 

Oxydianil Yellow 0 

. . .Mz. . . . 

CD 

Palatine Black 4 B, M M 

.. B 

WGS 

Palatine Chrome Black S . 

.. B 

.. WGSCh 

Palatine Chrome Blue W 2 B, 2 B. B 

. . W A Ch 

Palatine Chrome Bordeaux. . . 

...B 

.. WGSCh 


Pluto Black B, G, R, A, 3 B, C R, 
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L cone., T G extra cone., A ex- 
tra, C F extra, F extra, B 8 ex- 


tra, 8 8 extra 

Pluto Brown R 

By 

By 

CD 

CD 

Pluto Milling Black B 

By 

CD 

Pluto Orange G .... * .V 

By 

CD 

Ponceau B extra 

.Mz 

WG8 

Ponceay B 0 extra, B 0, B 0 (P . 

.A 

WG8 

Ponceau Brilliant 4 R . 

.Math 

WG8 

Ponceau G » 

Mz, Math. 

WG8 

Ponceau 2 G, G R, G R 2, G R C 1 

.Mz 

WG8,88 

Ponceau 4GB 

.A 

WG8,S8 

Ponceau HP 

By 

WGS 

Ponceau J, J J 

• Math 

WGS,8S 

Ponceau R 

Mz,A,B . . 

WGS, 88 

Ponceau 2 R, 3 R, 2 R C L, 3 R 


CL . . 

Mz 

WGS, 88 

Ponceau 3 R B, 4 R B, G R B, 10 


R B, 8 extra, 8 8 extra 

A 

WGS, 88 

Ponceau 5 R, 6 R Crystals, Y B. . 

Mz 

WGS,SS 

Primula*B, R 

.Mz WG,8A,CT 

Prune (powder)..* 

.Mz , 

• . WCh 

Prune (pure) ’ 

Mz, Math. 

. WCh 

Pure Blue B 8 J 

.Kip 

WGS, 88 

Pure Blue 0 cone., double cone. . 

Mz WGS,S8,CT 

Purple Blue 0 

Mz. ..WGS,SS,C.T 

Pyramine Orange Y, 3 G 

B .. .... 

CD 

Pyronine B, G 

.Mz,Bs WG8,88,CT 

Pyrotine Orange 

.Bs 

•W G 8 

Pyrotine RRO 

Bs •. 

WGS 

Quinoline Yellow 

.Mz, A, By*, 



B 

WGS, 88 

RedB 

.Math, B. . . 

SW,CD 

Red Violet R S, 4 R 8 , 5 R extra, • 


5 R 8 

B WGS,88,CT 

RedY,YB,YG,Y2G 

.Mz 

*WGS,SS 

Regina Violet, alcohol and w^ter 


soluble 

A 

WGS,SS 

Resorcine Brown 

.A 

WGS 

Resorcine Yellow 

.A,K 

WGS 
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Rhodamine B, B extra, 3 B, G, G 
extra. . ... Mz, Kip, B. W A, S A 

Rhodamine 3 G, 5 G, 6 G Kip, B . W A, S A, CT 

Rhodamine 0 G, 0 G D, 0 G extra, 

GGDextra Mz . . . . WA,SA,CT 

Rhodamine 4 G, 5 G B) . . . . W A, S A, C T 

Rhodamine extra B, 0, R Kip . . W G S, S S 

Rhodamine S . ... Kip, B ... W G S, S S 

Rhodinduline Red B . . By W G S, S S 

RhodindulineRedG, S . By . .. WGS,SS 

Rhodinduline Blue R, G S extra By C T 

Rocelline Kip, Math . W G S, S S 

RoceHineN Mz WGS,SS 


Rosanthrine Bordeaux . Kip C Dv 

Rosazeine 0 extra B, B extra, 4 G , 

C G, G G extra, G G ,0, G G 1) 


extra . . 

Mz.. . W 

A,SA,CT 

Rosazurine B, B B, G . . 

Mz, By.. . 

CD 

Rose Bengal. . . 

. Math, B . 

WA,SA 

Rose Bengal AT 

.. A,B 

WA,SA 

Rose Bengal B, 3 B cone., G. . . 

.. Mz 

WA,SA 

Rose Bengal N 

. . Math .... 

WA,SA 

Rubin a. . . . . 

A • 

S A, C T 

RufRgallol 

B . 

WCh 

Safranine A N extra ... . 

Mz, Math. . 

SA,CT 

SafraViine A N F 

Mz 

SA,CT 

Safranine B cope . o 

. Mz . . 

CT 

Safranine B S 

Math 

SA,CT 

Safranine F F extra. No. 0 

By . . . 

SA,CT 

Safranine G extra 

A, Math . . . 

SA,CT 

Safranine 0 G F, G G P. . . 

. . Math 

SA,CT 

Safranine G G S 

. Mz, Math.. 

SA,CT 

Safranine M N, N Y 

. B 

SA,CT 

Safranine 0, P^K 

Math 

SA,CT 

Safranine Purple. . .. 

..B 

SA,CT 

Safranine R S, Resinate . . 

. .Math 

SA,CT 

Safranine S, 150 T t . 

. . Math 

SA,CT 

Safrosine 

...B 

SA.n 

Salacine Black D, P, PT 

.. K 

WGS(^^ 

Salacine Blue B 

.. .K 

w G r r 
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Jacine Brown B, R, R C 

K 

. WGSCh 

ilacine Yellow G, 2 G, D 

K 

. WGSCh 

dacine Red 

.K... . 

CD 

iarlet B extra 

Mz 

. WGS,SS 

:artetEC,FR,FKR,FRRR 


for cotton 

Math. . . 

C AI 

arlet (i, G G, G L, G R 1 1, G V 

Mz .. 

W G S, S S 

arletBJl 

A . . 

W G S, S S 

arlet G R C L 

Mz. . 

WGS 

arlet R ' 

Mz, By . 

v;gs,ss 

arlet RBC 

Mz, Math. 

W G s, s s 

arlet R L, 2 R 

.Mz, Kip . . . 

W G S, S S 

arlet2RCL,3RCL 

.Mz 

W'GS 

arlet R R L, R V L, 3 R, 3 R L, 


4 R, 5 R, G R crystals 

.Mz 

. WGS,SS 

arlet S 

.Math 

WGS,SS 

kBlue 

Mz 

SS 

kGray 0 

Mz 

SA 

k Induline 

Mz 

. SS,CT 

lamineBlueB, R, FF. .. 

A 

CD 

lid Blue B D, B R D, 2 B D, 


3RD,GG ’ 

.Math... . 

. ‘WGS 

lid Blue R, 3 R 

Math.. .. 

•WGS 

lid Brown 0 yellowish L, N T 

Mz 

, WGS,SS 

lid Green J J 0, 0 

Kip .. WGS,SS,CT 

lid Violet 

Kip 

WCh 

lubleBlue 

Mz, Bs, Math. S S 

rbinRed G, B B 

.B 

WGS 

udan Brown 

.A 

^ CD 

bstantive Pink C R 

B 

‘ CD 

[famine Brown A, B, D 93 

.Bs 

* WCh 

Iphin ' 

B 

CD 

[pho Black G, R 

By 

WGS 

Ipho Cyanine, G , 3 R, 5 R, G R By W G S, W Ch 

[pho Cyanine Black B, 2 B 

By 

WGS 

[phon Acid Blue B, R, 3 R ex 



Ta, G 

By 

WGS 

Iphon Azurine D 

Mz, Bv — 

WA,CD 

Iphon Orange G 

By 

WGS 

[phon Yellow G, 5 G, R 

By 

WGS 
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Sulphur Black T, T extra, A, A W 


extra, 2 B extra, T B extra, 4 B . A 

— Sulphur 

Sulphur Black L, N, S T 

Mz ... 

Sulphur 

Sulphur Blue L extra 

A .... 

Sulphur 

Sulphur Bronze . 

Mz .. 

Sulphur 

Sulphur Brown G, 2 G 

A..., 

Sulphur 

Sulphur Brown T B G, T B M . . . 

Mz . . 

. . . Sulphur 

Sulphur Corinth B . . • . 

Mz. . 

. € Sulphur 

Sulphur Cut ch H 

.A ... 

Sulphur 

Sulphur Indi"o B . . . ' 

A... 

Sulphur 

Sulphur Yellow R extra 

A. . . 

Sulphur 

Sun Yellow 

Mz, A, By, Kip ...CD 

Tabora Black R extra 

Mz,A 

. . CD 

Tannin Brown B 

Math. 

GT 

Tannin Heliotrope 

Math. 

CT 

Tannin Orange R, Paste and Powd . M ath 

CT 

Tartrazine 

Mz, Kip, B. W G S 

Thiazine Brown G R 

B ... 

CD 

ThiazineRedG,R 

B .... 

CD 

Thiazol Yellow 3 G, G L 

By, A, 

SA,CT 

Thio Brown 2 B, R 

Bs. . 

CD 

Thio Brown R, Paste and Powder. Math 

WGS,SS 

Thio ?lavineS 

Math. 

CD 

Thio Flavine T 

Math. 

CT 

Thwnine Blue G 0, 0, 0 0, 0 0 O.Mz. 

WN,SA,CT 

Thio Orange G , 

Bs.. . 

WGS 

Thio Ruby. 

Bs. . . . 

WGS 

Thio,YcllowG,RM,R 

Bs. . 

CD 

Tobacco Brown G, R 

Math. 

CT 

Tolamine, Green, Violet 

Kip... 

CD 

Toledo Blue 0 

Bs 

CD 

Toluidine Blue 0 

A,B. 

CD 

Toluylene Orange 

Mz.... 

CD 

Toluylene OAnge G, R, R R 

.A 

CD 

VioliimiRe B, 3 B, G, R, A 2 R, 


BE,RGE,RBE.... 

Mz.... 

.... WGS,SS 

Violet 5 B, 6 B 

By.... 

CT 

Violet 5 R 

By . 

WGS,SS,CT 

Violet 4RN 

Kip. 

WGS,SS,CT 

Walnut Brown A, B 

.Math. 

CT 
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Water Blue B, B S, R, B B . . .. 

.Math 

.. SS,CT 

Water Blue R, R C, 2 R, ADR 



4RW,5RW,L 

A....SS, 

,WGS,CAL 

Water Blue 0 0 

.K. .. . 

SS.CT 

Water Rose B • .. . 

,Klp... 

.. WGS,SA 

W ater Soluble lk)sine . 

Kip... . 

.. WGS,SA 

Wood Violets 

B 

.. WGS, SS 

Wooll^ack 

A,B... 

WGS 

Wool Black B, 4 B, 4 B F, (i B 



6BW,0R • 

A 

WGS 

Wool Black UG,])N 

K 

WGS 

Wool Black WC 

At 

WGS 

WoolBlueB,2B,R,5B 

A 

WGS 

4VoolBlucFS 

Mz 

WN 

Wool Blue K 

B 

WGS 

Wool Blue N, R extra, 5 R, B ex 



tra, S R extra 

By 

WGS 

Wool Blue S . .... 

B . . 

WGS 

Wool Fast Blue B L, 0 L 

By 

WA 

Wool Gi;ay . ... 

Bs 

WGS 

Wool Gray B, B ciouble, G, R . . 

Kip . 

.,WGS 

Wool Green B, BS. : 

By, Kip . 

WGS 

Wool Green S 

Kip, B . . 

. . G S 

Wool Jet Black 2 B, 3 B 

A 

WGS 

Wool Red B 

Math . . . 

WGS 

Wool Red extra 

^ ...... 

WGS 

Wool Red R,G 

B •. 

WGS 

Wool Violet R .... 

K 

, W A 

Wool Yellow 

B 

». WGS 

Xanthine 

• Mz, Kip . 

SS 

Yellow AT 

.Math. . . . 

WGS 

Yellow T 

Kip. . . 

.. WGS,SS 

Yellow W 

By...... 

.. WGS,SS 

Yellow WR 

Kip...*. 

CD 

Zambesi Black D . . 

A 

• CD 

Zambesi Blue B, B X, R .^. 

A 

CD 

Zambesi Brown G 2 G 

.A 

CD 

Zambesi Gray B 

.A 

CD 

Zambesi Indigo Blue R 

.A 

CD 

Zambesi Pure Blue 4 B 

.A 

CD 


16 




IKDETX 


Acetate alumina, 84 
of iron, 23, 84 
Acid, acetic, 28, 30, 135 

alizarines; see Afterchromed colors 
dyeing colors, 26 
dyes; see Sour dyes, 36 
lactic, 136 
muriatic, 30-136 
nitric, 133 
oxalic, 28, 135 
sulphuric, 23-28, 29-134 
care in handling, 29, 134 
sulphurous, 94, 181 
to concentrate, 7 
to treat stains from, 135 
Acids, effect of, upon colored goods, 136-137 
Aconite, preserved juices from, 14 
Adjective colors, 22 
Afterchromed colors, 24, 37, 54 

treatment of colors, 51; see Saddening 
Alcohol, 7 

per cent of, by volume and weight, 17 
specific gravity of, 15 
Alcoholometer, 17 
Alizarine chromate colors, 61 
Alkali. 7, 47 

action of, upon cotton, 31 
of, upon wool 31 
colors, 35-43 

effect of, upon colors, 43-51 
violet, 44 
Alum, 23 
Ammonia, 28 

action of, upon white cotton, 30 
of, upon wool, 30 
cleaning with, 30 
household, 27, 133, 134 
Ammonium acetate, 58 
chromate, 58 

Apples, to express the juice from, 13 
243 
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Belladonna, preserved juice of, 14 
Benzine solutions for dyeing, 148-150 
Benzo-azurine and benzo-purpiirine, 53 
Bichromate of potash, 22, 27,58 
Bilge water in boats, to purify, 123 
Black, cold, 43; see Speck dye 
cotton, to color, 80-81 • 
copperas, 66, 73 
composition of, 33-42 
for silk, 140 
for wool, 50 

Bleaching liquor, care in using, ^7, 89, 107 
to prepare, 87 
powder, 35, 87 

Blood-stains to detect and remove, 89 
Blue, dark, for cotton, 51, 53, 77, 80 

for wool. 49, 53, 57, 73, 78, 82 
cotton, to color, 75 
indigo, for yam, 78 
light, for wool, 55,73 * 
medium, 73 
Prussian, 77-80 
to shade, 34 
Bluing, 123-124 
Bluestone, 51 

Boiling in dyeing, when to be avoided, 27 
undpF, 51 

Bone, to dye;' see Ivory 
Brown^^-iatechu, 75 
'composition of, 34 
dark olive, 55 
light, 53-56 

medium, for wool, 1 %, 74, 83 
to shade, 34 * 
union dyed, 40 
Buff coler, 53, 56, 76 
Buttons, when 'to remove in re-dyeing, 32 

Calico, to iron, 124 
Camphor, to powder, 12 
Cane-staining, 194 
Carbon disulphide. 153 
tetrachloride; 155 
Carbonizing 28, 70, 71 
Carpet rags, to dye, 46 
Carpets, to dye, 185 
to sweep, 109 
Catechu, 23, 75, 191 
Caustic potash, 31, 161 
soda, 31, 161, 163 
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Cellulo^, 120; see Cotton and wood fibre 
Chamois skin, to cleanse and soften, 110 
Chlorine; see Bleaching-powder 
Chloroform, safety in using, 153 
Cistern water, to purify, 123 
Cleansing compound for silk and woollen, 173, 176 
Clothes, colored cotton, •hints in waihing, 130 
to fold from t|je line, 124 
to iron, 124 

Colchicum, preserved juices of, 14 
Colors sensitive to acids, 137 * 

Concentration, 7 

Copperas, 51, 52 • 

Cotton, colored, to treat, 129 

goods, white, to treat, 120, 174 
in linen goods, to detect, 126 
oxidation effects on, 120 
raw, 51 

to detect and determine, 31 
to prepare for magenta, 47 
Crape, black silk, to renovate, 114 
china-crape scarf, to wash, 114 
Crayon, colored school to make, 185 
Crossdveing, 37, 68 
Crystallization, 7 

a means of separating and purifying, 7 
Cutch; sec Catechu. 

Cutchine; sec Catechu . 

Dealers in dyewares, 44, 45 
Decant, 3 
Decantation, 8 
Decoction, 5 

Detergent liquids, 90, 176 
Developing colors, 24 
Direct cotton dyes, 50 
dyeing colors, 26 

Distillation, 10 ^ 

as a means of separating and purifying, 10, 11 * 
Domestic finish, 156 
Drab color, 39, 52, 63, 75 
Dress goods, 46 

Dresses, colored woollen, to clean, 106 
cotton, to clean, 132 
Dry cleaning, 153 
Dye bath, additions to, 24 27 
kettles, 32, 33 

Dyeing experiments with nature’s substanotis, 67 
instructions, 24, 27, 85 
the art defined, 20 
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Eau (le Javelle, 87; sec Javelle water 

luiiery, to get the specific gravity of, etc., 16 

Equitable heat for liquids, 9 

l^ssential oil, to obtain, 14 

Evenness, 25, 27 

Exhausting the bath, 27, 41 

Faded, 32 

Fastness of colors, 37, 42, 46, 50, 51 * 

Feathers, directions for cleaning and dyeing, 177 
list of acid dyes for, 178, 179 
to dye with acid colors, 178 
< with basic colors, 178 • 

Filling up, 42, 65, 70 
Filtrate, 3 

Flannels; see Ihiderwear 
red, to wash, 97 
to iron, 107 
to wash, 96 

white, to prevent yellofving, 97 
Foxglove, preserved juice of, 14 
Fractional condensing, 11 
Frock, to iron, 124 
Fugitive colors, 98 
Fusible metals, to pow(ier, 12 
Fustic, 23,63, 66,81, 142 

Gall, ox,' fOl, *110, 117 

Gamble^ see Catechu 

GaaoI^iTe" solutions for dyeing, 149, 150 

Gingham articles, to wash, 132 

Glass, io powder, 13 

Glauber salt, 24, 25, 41, 46 

Gloss finish, 156 » 

Gloves, kid, to protect from perspiration, 143 
i-to clean, 143, 144, 146, 147 
to dy^i 148 
l^lack, 148 

without wetting, 148 
to prevent stiffness of, 149 
to remove stains from, 146 
Gold, to powder, 13 

specific gravity of, 15 
Granulation, U 

Grapes, Vo express the juice of, 13 
Gray color, composition of, 
for woollens, 81 
Green, bright, 69 

to shade and darken, 34 
to color, 41 
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Gum tragacanth, 112, 115 
water, 104 

handkerchiefs, to bleach, 88 
Hard water, 119 
Hemlock, preserved juice of, 14 
Hemmed edges, v.henjLo let out, 2 ^ 

Hints to success in redyeing, 85 
Hose; see Stockings 
Hydrogen peroxide, 119, 180 
Hydrometer, see Specific gravity* 

Bauiii^, 19 

how poised and graduated ,>19 
Tralles, 17-19 

Indicators, showing if solutions are acid or alkaline, 137 • 
Indigo blue, 78 

zinc-powder vat, 79 
^Infusion, 3 

when preferable to decoction, 6f 
s*'e Decoction 
Ink, magenta, 48 
Iron buff, 76 

Ivory, aniline dyes for, 198 
artificial, 202 
etching- varnish for, 201 
flui5 for marking, 200 
to bleach, 199* , 
to clean, 202 
to dye, 196. 199 

black, 196, 197 
blue, 198 
red, 197 

when softened, 199 
etch, 201 
gild, 201 
harden, 199 
polish, 200 
render flexible, 198 
silver, 201 

spots, to remove from, 196 
yellowed, to whiten, 199 

Javelle water, 87 

Khaki color; see Iron buff 

Lace, silk, or thread, to clean, 126 
to iron, 125 
Lack of attention, 32 
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Lavender, 34, 75; see Purple 
Laying the nap, 98 
Leaching, 164 
Leather-bleaching, 180 

acid method, 182 
oxidation method, 180 
reduction method, 181 
toppling method, 182 
Lightning eradicator, 176 
Lime water, 78 

Linen; see Cotton goods • 
action of sulphuric acid on, 134 
.to dye, 24 • 

yellow, to bleach, 126 
Logwood, 23, 66, 67 

the color changed by acids, 135 

Maceration, 14 
Magenta, 47 

(acid magenta), 49 f 
ink, 48 
liquor, 48 

Maroon color, 34, 42 

Mildew, 95; see Halt as a preventive of 

Mordant colors, 58-60 

effect of, in redyeing, 159 
for cotton, 22 

•v^eighting silk, 23 
jrool, 24, 37 
^^liKietect, 159, 160 
Mordanted wool colors, 71 
Mould, J95 

Mulberries, to express the juice, 13 
Muslin, colored, to treat, 129, 130 

Nap, to ijestore and lay, 105 

Napkins, to bl^ch, 88 

Narcotic plantis; to preserve the juice of, 13 

Nicholson blul, 43 

Nitrate of iron, 80 

Oil of vitriol; see Acid, sulphuric 
Oil-soluble color84|150 
Olive color, 73, 77 
One-dip ^oldfs; see Acid alizarines 
see Afterchronaes 
see Direct-dyein^colois 
see Metachromes 
see Monochromes 
see Sour dyes 
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One-dip colors; see Saddened colors 
see Union dyes 

Orange color, composition of, 34, 48 
to dye, 48 
to sl^de, 34 

very fast, 75 , - 

Oranges, to express the juice of, 1^ 
Overchromed colors; see Afterchromed colors 
Oxafic acid; see Acid, oxalic 


Package dye, 62 * 

Paint, to remove from clothes, 103 

Peaches, to express the juice of, 13 

Permanganate of potash, 123 

Peroxide of hydrogen; see Hydrogen peroxide 

Perspiration-stains, 95, 103 

Piqu6, to renovate, 129 

Pitch, to remove, 92 

Poling, 64 

seA' Instructions for dyeing 
see Saddened colors 
Porphyrization, 12 
Potassium bichromate, 22, 24, 27 
Potato pulp as a cleanser, 112 
Precipitation, 2 
Preparation; see Mordant 
medium, 71 
light, 71 
regular, 71 

Press finish, to make permanent, 158 
plates, 105 
Pressing, 157; 

Proof spirit, 18, 177 
Pulverization, 12 
Purple, 75; see Lavender 
composition of, 34 

Quercitron, 82 


Red color, 39, 47, 63, 57, 74 
Redyeing, 69, 70 
Resist dyeing, 69, 70 

Ribbons, silk or satin, to clean, 139 oi no 

Ring, to prevent, when using solfents on grease-spots, 91, 92 

Rinsing, 121, 122, 154 

Ripping garments before redyeing, o2 

Rose color, 48, 49 

Rosin, to remove, 92 
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Saddened colors, 62, 63, 65, 66 
Saddening, 51 
Sage color, 39 

Salt as a preventive of mildew, 96 
in soap-making, 162 
to brighten colors, 110 ^ 
to fasten colors on prints, 61 
Sampling, 43 
Sand bath, 10-11 
Satin ribbons, etc., to clean, 139 
Scarlet color, 34, 48 

Scotched linen or cotton, to remedy, 126 
. Scouring liquid for silk, 117 
Shading, 57 

Shawls, colored, to wash, 116 
to clean, 97 
Shirts, to iron, 124 
Shot, 12 

Shrinking, 32, 33 - 

to prevent, 107, 154, 157 
Side tub, 39 

Silk, colored, to prepare, for cleansing and re-dyeing, 138 
colors for, 46 
crape, to renovate, 114 

handkerchiefs, to cleanse and sulphur, 113, 119 
old, to be cleaned and redyed, 139 * 

raw* lo cleanse, 22 
renovator for black, 115 
ajElM^ons, to wash, 112, 115, 139 
stockings, 102 

tajr, grease, and oil, to remove from, 119, 173 
to dye black, 140 

crimscyi, 142 • 
drab or gray, 142 
red, 141, 142 
violet, 141 
to iron, VSo 

to remoA^ wax from, 93 
to wash, 111, 115, 118 
unions, to cleanse, 112 
washing-soap for, 116 
Siphon, 8, 9 gt 
Slate color, 34, 40, 54, 65, 69, 73 

bluti, ^ 

Soap, 161 

brown Windsor, 168 
carbolic, 170 
clear boiling of, 162 
cocoanut, 163 

cold process, 171; see Soap-filled 
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Soap, fats and oils for, 165 
filled, 163 
• floating, 167 
glycerine, 168, 170 
hard, 169 

lye, to caustinze, 161 
making, 161 • • 

medicated, caution in using, 169 
mercurial, 170 
mufik; 171 
sand, 170 
saponification, 162 
separating out, 162, 172 
soft, 161, 164 
sulphur, 169 
to cut into bars, 166 
to “crutch” and perfume, 166 
' to refine for toilet use, 165 
toilet, 171 
washing, 172 
white Windsor, 168 
Soapwort, to use, 183 
Sodium bisulphate, 20 

Soiled gannents, colored blue without cleansing, 44 
Solids, to hasten the solution of, 1, 2 
Solution^ acid, 1 
alkaline, 1 . 

alcoholic, 1 
aqueous, 1 
defined, 1 
neutralize, 1 
saturated, 1 

to purify, 8 ^ 

Solvents, volatile, precautions in using, 92 
Sour dyes, 36, 37, 46 

to prepare the bath for, 46 
their effect upon cotton, 37 
milk, see acid, lactic 
Specific gravity, 15 

from degrees Baum<5, 20 
influence of temperature on, 17 
of silver, 15 

to convert to degrees Baum4, 20 
Spirit rectified, 14 

Spots, 100, 101, 137, 155. 174, 175, 204 
grease, solvents for, 91, 177 # 
oil, to remove, 91 
removers, 28 

care in using, 30 
to remove from black cloth, 175 
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Stains, acid, from clothing, 133 
bleaching-powder for, 87 
fruit and vegetable, 86, 89 
grease, from paper, 182 
nitric acid, 133 
perspiration, 95 
sulphuric acid, 134 
to remove, 30 
Standing bath, 51, 52 
Starch, Chinaman’s, 127 
colored, to make, 186 
gloss, 128 
I tablets, 129 
laundry, 155 
Stockings, to clean, 102 
silk, to clean, 113 
Strippines, 34 

Substantive colors, 22, 41, 50 
Sudsing water, 121 

Suggestions in applying residents, 138 
Sulphur colors, 38, 50, '68 
for wood, 187 

Sulphuric acid; see Acid, sulphuric 
Sulphuring, 138 


Table cloths, to bleach, 88 , 

salt^ pses of, 27, 41 , 50, 51 

tops, to remove white stains from the varnish, 183 
Taffeta, Ulack, to wash, 116 
Tantolor, 34, 58 

Tar, roofing, to remove from bands and clothing, 110 
to remove, 92 

Tarring in dyewares, to avoid, 25, 47 
Tartar emetic, 23» * 

Temperatures for dyeing, 26 
Tenderirg by boiling, 30 
Tetrapole, lOU 104, 110, 132 
Textiles, liaups to remove grease from, 173 
Tinctures, aose of, 14 
substitutes for, 14 
the best part of the plant for, 14 
Topchromes; see ^^fterchrotnes 


Underv^ar^27, 108; see Flannels and Woollens 
Union (Jyemg, 27, 36, 38, l2 

to prepare the bath for, 38 
dyes, 38 

to shade, 34 
dyewares, to select, 44 
goods, 38 
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Vat; see Indigo 
Vegetable color, 67, 138 
juices by expression, 13 
Veils, black lace, to clean, 109 
Veneers; see Wood dyeing 
Vinegar; see Acid, acetic 
Violet color, 49 

Wash leather; seg Chamois skin 
Washing colored clothes, hints for, 130 
Water batli, 9, 11 

collection , 122 • 

Wax, to remove from garments, 93 
Weight of body from the speciffc gravity, 16 
Wetting out, 26 
Wine color, 34, 57 
Wood-dyeing, 186 

blue dye for, 188, 189 
bright red for, 188, 189 
yellow for 188, 189 
fibre, 186 
green dye for, 189 
orange dye for, 188 
to (iye black, 187 
Wood-staining, 190 
black, 191 
• brown, 191 

mahogany, 191, 192, 194, 195 
rosewood imitation, 193 
Wool carpets, to clean, 100 
to dye, 185 

clips (paint and tar), 104 
Woollen, 43 

cloths, to clean, 99, 108 ^ 

to restore the lustre, 104 
colored, to wash, 106 
cloth garments, to press, 157 
cloth, soiled and stained, to treat, 98 
cloth, to prevent shrinking, 98, 102 
fleece, to wash, 21, 22 
stockings and hose, to clean, 102 
suit, to clean, 99 

done to look well, 158 
Woollens, to wash, 108 
to whiten, 93 
Worsted, 46 

Yam, 46, 78 

Yellow color, 46, 53, 179, 189 
chrysophenine for, 53 
Yellowed woollens, to treat, 93 











